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phoru^ vapour the gold is reduced, forming films that may be 
washed, and placed on glass without destroying their state 
or condition. . . . When gold wires are deflagrated by the 
Leyden discharge upon glass plates, extreme division into 
particles is effected, and deposits are produced, appearing by 
transmitted light, of many varieties of colour, amongst which 
are ruby, violet, purple, green, and grey tints. By heat many 
of these are changed so as to transmit chiefly ruby tints, retain- 
ing always the reflective character of gold. ... If a piece of 
clean phosphorus be placed beneath a weak gold solution, and 
especially if the phosphorus be a clear thick film, obtained by 
the evaporation of a solution of that substance in sulphide of 
carbon, in the course of a few hours the solution becomes 
coloured of a ruby tint; and the effect goes on increasing 
sometimes for two or three days. At times the liquid appears 
clear, at other times turbicL^ Faraday believed “this fluid to 
be a mixture of a colourles.s, transparent liquid, with fine par- 
ticles of gold. By transmitted light it is of a fine ruby tint ; 
by reflected light, it has more or less of a brown-yellow colour. 
That it is merely a diffusion of fine particles is shown by two 
results ; the first is, that the fluid being left long enough the 
particles settle to the bottom ; the .second is, that whilst it 
is coloured or turbid, if a cone of sun's rays (or that from a 
lamp or candle in a dark room) be thrown across the fluid by 
a lens, the particles are illuminated, reflect yellow light, and 
become visible, not as independent particles but as a cloud. 
Sometimes a liquid which ha.s dcpo.sited much of its gold re- 
mains of a faint ruby tint, and to the ordinary observation, 
transparent; but when illuminated by a cone of rays, the sus- 
pended particles show their presence by the opalescence, which 
is the result of their united action. . . . Some specimens, 
however, of the fluid, of a weak purple or violet colour, remain 
for months without any appearance of settling, so that the 
particles must be exceedingly divided ; still the rays of the 
sun or of a candle in a dark room, when collected by a lens, 
will manifest their presence. The highest powers of the 
microscope have not as yet rendered visible either the ruby 
or the violet particles in any of these fluids. . . . Glass is 
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occasionally coloured of a ruby tint by ^olrl ; sucli ylasf., when 
examined by a ray of light and a letis, givtis tlu: <>iialescent 
effect described above, which indicates the {>resence of separate 
particles. It becomes a (juestion whether the constitution of 
the glass and the ruby fluids described is not, as regards colour, 
alike. Whether the gold is in the state- of the jiure metal, 
or of a compound, has yet to be decided. It would lx: a jioint 
of considerable optical importance if they should proveto be 
metallic gold; from the effects presented when gold wires are 
deflagrated by the Leyden discharge over glass, (piartz, mica, 
vellum, and the deposits subjected to heat, pressure," etc., 
Faraday inclines to believe that they are pure metal. The 
determination of the exact structure of these partitdes presented 
itself to Zsigmondy almost fifty }-ears later; the method of 
rendering them visible, inaugurated and (H:rfected by Zsig- 
mondy and Siedentopf,'" is essentially a refinement of the 
rough method used by Iniraday himself. Whereas h'araday 
was enabled to recognize only the cloud of particles, Sierlentopf 
and Zsigmondy, by elaborate illumination and the application 
of the microscope, succeeded in making iiitiividii.tl particles 
visible. 

Since the original .Sicfkmtopf and Zsigmondy uilramicro- 
scope was brought out, many other forms of u!tramicr«.scoj>es 
have been invented, or rather re-invented ; the underlying 
principle of all forms of the iiistrutnent is the same; the whole 
purpose of the ultramicro.scojx; is to render the particles 
so self-luminou.s, in contrast to a dark background, that they 
may be .seen as points of light by an orfhnary nncrosco[x:. 
In the diiicussion of the various forjiis it is m-cessjiry to 
differentiate the two beams of light involved, viz. : - 

1. The illuminating bundle of rays. 

2. The image fortning bundle of rays. 

The incident illuminating rays are never allowed te> enter the 
objective; the particles are rciidereti visible by the light 
which they scatter out of the main illuininating beam. Ibis 
result is obtained, with varying success, in one of the four 
following ways : — 

I. Orthogonal illumination— the particles vieweri by a 
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microscope the axis of which is at right angles to the direction 
of the illuminating beam (Fig. 3). 

II. Oblique illumination, arranged either by the incident 
direction or by means of internal reflections so that no direct 
light enters the objective (Fig. 5). ' 



III. Oblique illumination by an axial beam through a 
sub-stage condenser with central stop, or through a specially 
constructed, reflecting condenser provided with central stop 
(Fig. 6). 

IV. Axial illuminating beam with small aperture and 
direct light cut out by means of a stop back of the objective, 

I. Orthogonal Iixxjmikation. 

The slit ultramicroscope of Zsigmondy and Siedentopf is 
the outstanding example of the successful application of this 
form of illumination and vision. The following is Zsigmondy’s 
description “ : — 

“ The solar rays reflected from a heliostat enter the 
darkened laboratory through an iris diaphragm. In the room 
is an optical bench about 1*5 metres long, having a metal 
flange, F (Fig. 4), .supported on an adju.stable stand G. . . . 

“ On thi.s, by means of carefully adjusted brackets, are 
mounted the individual part.s of the apparatus. The light 
rays first enter the telesco[)e objective F^, having a focal 
length of about 10 mins., which throws an image of the sun 
about I mm, in diameter on a finely adjusted slit head S, 
which i.s modelled after Kngelmann’s micro-spectral objective.^^ 
By the horizontal bilateral .slit, this image can be re- 
duced to the range from 5 to 50 hundredths of a millimetre, 
as desired. The width of the slit may be read ofi from an 
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index on the drum connected with the screw, llie -edges 
limiting the height of the slit are movable hori/.orilally, and 
may be placed from i/io to 2 inms. af^rt. A {ifdariser N 
may be placed behind the slit when desired, llie iris dia- 
phragm J shuts off any side-light which may Im reflected 
from the edges of the slit By means of the chisc;l-slia|"ied 
diaphragm B one-half of the beam of light may be cut off; 
this is necessary when immersion objectives are tised, in order 
to prevent objectionable reflection from the mounting the 
front lens, due to the closeness of the objective:. A second 



telescope objective F,j of Ho mm, focal length foriiis a ijiiartcr- 
size image of the slit at the focal fdaiie K of the cfiiicieriser K. 
By means of the microscope objective A A, used as a cifirirlermer, 
this picture E (reduced to ^ its sizej is |iroJccleil iiilii Ifie pre- 
paration. It should be seen that full use is fiiafie of the 
aperture of the condenser system K, by cfiiitrcilliiig the 
illumination of its rear focal jdarie. The iififier half of the 
rays emerging from the objective AA are cut rnit when the 
picture of the semi-diaphragrn B, thrown by the lelesccifjc 
objective Fg into the after-focal plane of AA, darkens the 
upper half of this plane. By means of two iriicrcMneltT 
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scre^A^s, working in a horizontal plane, and perpendicularly to 
each other, the condenser-objective may be readily centred in 
the optical axis of the microscope proper.” 

By means of this apparatus the particles in a very shallow 
layer of the specimen— solid or liquid — are intensely illumin- 
ated by sunlight (or arc lantern) and none of the direct 
illuminating rays reach the eye, 

11 . Simple Oblique Non- axial Ixxumination without 
Central Stop. 

It had been noticed by English microscopists early in 
the last century that the resolving power of an objective in- 
creased with the obliquity of the illuminating beam. By 
gradually increasing the obliquity it was noticed that the micro- 
scopic picture suddenly changed completely; it became bright 
on a dark ground instead of dark on a bright ground.^^ 
This led to the development of the so-called dark-ground 
illumination. Table VI shows the chronological development 
of the simple.st form of dark-ground illumination, adapted 
first to ultramicro.scopic purposes by Cotton and Mouton. 
The object is illuminated by a beam incident in such a 
direction as to be out of line of the aperture of the objective, 
and usually totally reflected at the under side of the cover 
glass in order not to enter the objective. The illuminating 
source is brought to a focus as nearly as possible at the point 
of total reflection, at which point the specimen is placed ; as 


TABLIC VI.— OBLIQUE ILLUMINATION WITHOUT CENTRAL 

STOPS, 


No. 

Year. 

lixpcrimcntcr. 

Method. 

References. 

X 

3^793 

Dellebare. 

By HyHtem of mirrors. 

14 

2 

1838 

Rev. J. B. Reade. 

Single plano-convex lens. 

15. 16, 17 

3 

1856 

F. H. Wenbatn. 

Lens, amici prism, total reflection 

X 5 , 18, I 




prism. 


4 

1856 

F. H. Wenham. 

Half prism and lens. 

15 

5 

i86g 

F. H. Wenbam. 

Half cylinder, lens and mirror. 

i5» 20 

6 

1877 

J. J. Woodward. 

Same principle as in No, 2. 

15, 21 

7 

188 r 

Hyde. 

Same principle as in No. 3. 

I 5 » 19 

8 

1903 

Cotton- Mouton, 

Internal reflection in ^lass block. 

15, 22 

9 

1905 

0. Scarpa. 

Same principle as in No. 2. 

15 * 23 
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particles are brought into the path of the light at tlic point 
of total reflection, some of the light which they scatter passes 
into the microscope. As the principle iiivolvctl in aii these 
cases is the same, it will probably suflice to (iescjilie the 
apparatus of Cotton and Mouton. 

The diagram. Fig. S'"' exaggerates the relative sizes 
of the smaller parts of the Cotton-Muuton aj>paratus. A 
drop of the solution to be examined is encli»srd Ijeneath a 
thin cover glass on a microscopic slirle. Hie plate is jilaced 
on a special block of glas.s, ABCH, g<«<d optica! contact 
being made by an intervening thin layer of cedar oil, the 





J'Ki. 5. 

refractive index of which does not differ nujeh from that of 
glass. The block ABCD (for whicii a h’resncl rhf>rnb serves 
very well) allows the direction of a beam <4 light to lx 
adjusted easily so that, after being intc:rnally refkcteti at the 
under surface CD, the .succeeding internal reflection at the 
upper surface may be made to take |>lace at the critical angle, 
The proper adjustment of the lens L ami the bhick allows 
the beam to come to a focus just at the droji of the liquid. 
As the particles in the solution come into the path of tlie beam, 
the light striking them is now no longer totally reflected, but 
is scattered into the microscope. As the field of view is other- 
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wise* dark, the appearance is that of a dark sky filled with 
moving stars — the Brownian movement being at once recog- 
nizable. 


III. Oblique Ili.umination from Axial Beam by Means 

OF SUB-STAOK CONDENSER WITH CENTRAL STOP. 

The form.s of dark background illumination given in the 
above cla.ss have the disadvantage that the illuminating system 
is not made a simple attachment to the microscope stage. 
Wenham and others remedied this defect in their forms of 
co-axial dark-ground condenser; the various forms are in- 
dicated in Table VII. 

TABLE VIL-OBLIQUK ILLUMINATION WITH SUB-STAGE 
CONDENSER. 


No. 


10 

11 

12 

13 

14 

15 

16 


19 

20 
21 
22 

23 

24 

25 

26 

27 

28 

29 

30 
3X 

32 

33 


Year. 


1850 


Experimenter. 

Th. Kohh, 

Nachet. 

Wenham. 


1850 Wenham. 

1852 Shad holt. 

1854 Wenham. 

1855 Nobert. 

1856 Wenham. 

1856 Wenham, 

r86i Rev. J. B. Keade* 
— J. Mayall. 

1872 Wenham(WellB). 

1876 Nachet. 

1877 J. Edmunds. 

1877 Stephenson. 

1878 J. Woodward. 

1879 Stephenson. 

1883 Ahb^, 

1906 ! Ileimstadt. 

1907 I Riechert. 

1907 1 Siedentopf. 

1908 i Ignatowski. 
igio I Siedentopf. 

19 TO Jentzsch. 


Method. 

References. 

Spot lens. 

16 

Prifim with multiple reflections. 

25 

Two Nachet prisms and lenses. 

15, 26 

Hollow reflecting paraboloid and 

15, I, 26 

spot lens. 

Annular condenser. 

15, 16, 27 

Solid paraboloid and stop. 

15, I, 28, 29 

Truncated plano-convex lens. 

15. 16 

Solid paraboloid and spot lens. 

I5» 18, I 

Solid truncated paraboloid. 

15, X8, I 

Hemispherical lens with spot. 

30 

Semi-cylinder and spiral diaphragm. 

I 

Reflex illuminator. 

15, 31,32,33 

Glass truncated cone. 

15, 34 

Solid truncated cone and revolver. 

I5» 35 

Catoptric illuminator. 

15, 36 

Truncated right-angled prism. 

37 

Catadioptric immersion illuminator. 

15, 38 

Sternbleiide Kondensor. 

Similar to No. 24. 

15, 39 

Similar to No. 22. 

15, 40 

Paraboloid condenser (Nos. 18, 23). 

41 

Bispherical condenser. 

42 

Cardioid condenser. 

43 

Concentric condenser. • 

44 


It will be noticed that some of the earliest of these forms 
are quite identical with the most recent. Originally they 
were used for oblique illumination of ordinary microscopic 
material, and were replaced, under the advice of Abb6, by the 
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central stop accessory on the ordinary condenser. This con- 
denser afforded an easy method of varying at will the obliquity, 
and the aperture of the illuminating beam. It was forgotten 
that the older forms possess the advantage of colour-free, 
oblique illumination and, consequently, for the special aim of 
dark-ground illumination, are superior to Abba’s central 
stop condenser.^^ 

In the methods of oblique illumination given under the 
second class (Table VI), the appearance of the object depended 
on the azimuth of the incident light. In order to make the 
illumination more uniform, Edmunds arranged to have 
the light fall on the object from four sides. Early in his 



work Wenham, by the use of the paraboloid, produced 
uniform illumination in all directions. The principle of these 
methods is shown in Fig. 6 (Paraboloid, Wenham-Siedentopf). 
The incident light, reflected by the plane microscope mirror, 
has its central portion screened off, while the outer rays are 
brought by a series of reflections to be focussed on the object 
where they are internally reflected as nearly as possible at 
grazing incidence. As the fine particles come into the path 
of the light, they scatter part of the light into the microscope, 
as in the case described above. 

As in all forms of ultramicroscope, the aim here is to 
illuminate the particles as intensely as possible, relatively to 
their background. This requires (i) the aperture of the il- 
luminating cone of light to differ as greatly as possible from 
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that d" the image»forming cone, (2) the light source to be 
exactly focussed at the point of the specimen under observation, 
Le. perfect union at a point A of the rays of the illuminat- 
ing pencil (Fig. 6), (3) the condenser to be free from spherical 
difference of magnification, i.e. fulfilment of the sine condition. ^2 
These ideals have led to the improvements recently suggested 
by Siedentopf, Ignatowski, and Jentzsch. 

IV. Axial Illumination with Central Stop back of 
THK Objective. 

In this case the axis of the illuminating cone of light and 
that of the rays diffracted by the object are in the same 
straight line, and not inclined at a great angle to one an- 
other, as in the other methods. The direct illuminating rays 
are stopped out either by a carefully centred stop behind the 
objective, or by a method, suggested by Abbd,^'* by which 
a stop is formed by grinding flat and blackening a small 
central portion of the curved surface of the front lens of the 
objective. The portion ground away is exactly calculated to 
suit the aperture of the illuminating objective (condenser). 
This method obviates difficulties of centring and prevents 
decentring, while at the same time the objective may be used 
for observation in the ordinary way without dark-ground 
illumination. The difficulty which has thrown this method of 
dark-ground illumination into disuse, is that the central screen 
changes destructively the distribution of the brightness in 
the diffraction fringes, as pointed out by Siedentopf and 
Jentzsch.^^ 

3. IJIVIITATIONH OF THE ULTRAMICROSCOPK. 

Lord Rayleigh has shown that the intensity of the 
light diffused from a particle, small in all dimensions in com- 
parison with a wave-length of light, varies directly as the 
quantity 



where and are the indices of refraction of the medium 
and the particle resf>ectively. On account of this factor one 
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cannot set a definite limit to the smallest particle visible by 
means of the ultramicroscope ; if the index of refraction of 
the particles is very nearly the same as that of the surround- 
ing liquid, they will remain invisible, no matter what the 
intensity of the illuminating pencil. Thus small particles of 
gold, silver, and copper in their colloidal mixtures are easily 
visible because the refractive indices of these metals are greatly 
different from that of the medium in which they are em- 
bedded, while in the case of colloidal solutions of such sub- 
stances as silicic acid, oxide of aluminium, and albumen, the 
particles are not easily visible on account of the very slight 
differences between the indices of refraction of these substances 
and that of water. 

However great the difference between the refractive in- 
dices of the particles and the medium, there is a lower limit 
to the size of the particles which can possibly be made visible, 
due merely to the intensity of the illumination. In Table XVI 
(p. 122) is recorded the difference in size between the smallest 
gold particles visible to Zsigmondy^®’ with arc-light illumi- 
nation and sunlight illumination. As pointed out by Sieden- 
topf,^^ single molecules could be rendered visible if they could 
be separated sufficiently from their neighbours and illuminated 
intensely enough ; however, the illumination necessary in this 
case would have to be so strong as to be quite beyond the 
possibility of attainment. 

The smallest particle of gold observed by Zsigmondy, 
using sunlight illumination, was 17 x lO"’^ cm. in diameter. 
Keeping in mind the favourable circumstance of the large 
difference of index of refraction between gold and water, we 
may cite this as the smallest particle ever observed. 
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CHAPTER IV. 

THE BROWNIAN MOVEMENT. 

I. Historical. 

This discovery of Brown * ‘ wa.s really a development from 
the observations of the movements of microscopic animalcules 
in various liquid media. We have references to such observa- 
tions as far back as Leeuwenhoek (1632-1723), Stephen Gray 
{d. 1736), and Comte dc Buffon (1707-1788). Up to 1827 
many microscopic objects suspended in water had been ob- 
served to be it! rapid motion, but this phenomenon was sup- 
posed to be connected always with living matter. This view 
was disproved by Brown’s series of experiments. He began 
by mixing in water pollen from ripe anthers of Clarckia Pul- 
chella and from those of Onagrariae GEnothera and observed 
that the pollen appeared as very minute spherical bodies 
which were in rapid motion in the liquid — a phenomenon of 
pollen dust already known to Needham and Gleichen. In 
order to prove whether or not this motion was a phase of life. 
Brown examined for similar action the spore dust of mosses 
and equiseti that had been dry for a century. Surprised to 
find just as lively a motion with these, he tested, in finely di- 
vided state in water, such inanimate substances as gums, resins, 
wax, coal, gla.ss, rocks, manganese, lead, bismuth, nickel, anti- 
mony, arsenic, and .sulphur. He found the same unique motion 
in every case ; hi.s conclusions may be summed up best in his 
own words : — 

“ Extremely minute particles of solid matter, whether ob- 
tained from organic or inorganic substances, when suspended 
in pure water or some other aqueous fluids, exhibit motions 

* An interesting reference i» made to Brown’s paper in George Eliot’s story, 
‘‘ Middleraarch,” Book II, Chap. XVII. 

5t 
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for which I am unable to account and which from their'^ir regu- 
larity and seeming independence resemble in a remarkable 
degree the less rapid motions of some of the simplest animal- 
cules of infusions. The smallest moving particles observed, and 
which I have termed active molecules, appear to be spherical, 
or nearly so, and to be between i /20,000th and i /30,000th of an 
inch in diameter ; other particles of considerably greater and 
various size, and either of similar or of very different figure, also 
present analogous motions in like circumstances. 

“ I have formerly stated my belief that these motions of the 
particles neither arose from currents in the fluid containing 
them, nOr depended on that intestine motion which may be 
supposed to accompany its evaporation. 

These causes of motion, however, either singly or com- 
bined with others — as the attractions and repulsions among the 
particles themselves, their unstable equilibrium in the fluid in 
which they are suspended, their hygrometrical or capillary ac- 
tion, and in some cases the disengagement of volatile matter, 
or minute air bubbles — have been considered by several 
writers as sufficiently accounting for the appearances. Some 
of the alleged causes here stated, with others which I have con- 
sidered it unnecessary to mention, are not likely to be over- 
looked or to deceive observers of any experience in microscopi- 
cal researches : and the insufficiency of the most important of 
those enumerated may, I think, be satisfactorily shown by 
means of a very simple experiment (referring to evaporation)/’ 

Although, as is indicated by the above extract, the ques- 
tions underlying this phenomenon are to a great extent 
physical in their nature, physicists do not seem to have 
attacked them for a great many years after Brown’s work was 
published. About 1868, some experiments, which were in 
a sense a repetition of those of Brown, were reported to the 
Manchester Philosophical Society by Dancer ^ : the new 
facts which he brings out are that gamboge in water gives 
good results and that the smallest globules of oil in milk show 
the Brownian movement At about the same time before 
the same Society, Jevons^ communicated the results of his 
epoch-making experiments. Briefly, his conclusions are as 
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follows: (0 rej)eating Browns observations with many sub- 
stances, he fiiKls that the motion depends on the size of the 
particles, and very little, if any, on the nature of the material 
in the particles: (2) with powdered clay or glass, in water, 
the motion seems to exist parallel with the stability of the 
suspension: (3) pure water gives the best movement, while 
addition of salts usually causes its cessation : (4) the action 
of acids, alkalies, and salts seems to be independent of their 
chemical constitution: (5) ammonia and boracic acid do not 
affect the motion, acetic acid stops it, while sodium silicate 
seems to increase it : (6) albumen, dextrin, cane and grape 
sugar, starch and alcohol seem to have little effect, while gum- 
arabic increases the motion and the stability of the solution. 
His work on the effect of added electrolytes led Jevons to as- 
scribe the stability of the particles to their possession of elec- 
trical charges. 

On the continent these [phenomena were being investigated 
by Wiener, Bxner, and Schultze, who also tried to single out 
the cause of the motion from among the various explanations 
offered A resume of their work is to be found in the Jahres- 
berichte of 1867, as follows 

“Chr. Wiener instituted microscopic observations of these 
movements, and came to the conclusion that this trembling, 
irregular, unsteady motion of solid molecules, which alter their 
direction in the briefest fraction of time in their zig-zag course, 
has for its basis the continual movements, which, by virtue of 
their molecular constitution, belong to fluids. He learned 
through his investigations that (i) the movements are not those 
of infusoria ; (2) the movement is not communicated to the 
fluid; (3) the trembling movement is not in any way derived 
from the varying attraction or the collisions of the various 
oscillating molecules ; (4) the movement is not derived from 
changes in temperature; (5) the movement is not derived 
from evaporation. Consequently, there remained, in his 
opinion, nothing to account for the peculiar movements but 
the constitution of the fluid itself This explanation received 
direct confirmation from Wieneris observation, that the speed 
of the movement has a certain relation to the size of the 
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molecule. Lately S. Kxncr has cxtciuled the iiivestiyations 
of Wiener. Kxner .souj^ht to test with reference to the mole- 
cular motion whether or not either chemical causes or mechan- 
ical one.s, such as pressure, vibration, aiul so forth, could in any 
way produce an acceleration or a retardation of the effect. 
Only by exposure to light and heat did the motion Income 
accelerated, and then in such a manner as, in the case of gly. 
cerine, to give freer motion to the molecules {tn account of de- 
creasing the viscosity of the liquid. Mxner also e.vijeriinented 
on properties of fluids in which solid molecules remain .sus- 
pended. The results of his investigation resolve them.selves 
into the following points; (i) the liveliness of the molecular 
movement is heightened by light and heat, and by radiant as 
well as by conducted heat; (2) one of the consequences of the 
molecular movement i.s, that the molecules, in a sj>ecifically 
lighter fluid, not only do not sink to the bottom, Init overcome 
the force of gravitation to such a degree as to sjircati them.selves 
equally throughout the fluid ; (5) the vclmtity of this .scattering 
is influenced by light and heat. It .should be mentionefl here 
that Fr. Schultze had already stated that substances, when most 
finely divided, especially such as seemed under the microscope 
to be amorphous, an<i exhibited the Brownian movement, re- 
main suspended in pure water and iii many other fluids for 
days, weeks, and months at a time, s<j that the fluit! containing 
them presents a cloudy or at least an opalescent ajipearance.” 

Wiener ‘ and lixner * are the fir.st to give definite figures 
for the velocities with which particles of various sizes move 
(see Table VIII). 

Gouy* extended the number of suspensions viewed and 
also contributed extensively to the exjjcrimental work deter- 
mining the cause of the motion. Reserving until later the 
experiments bearing on the theory of the motion, we may 
note here that he observed that the Brownian movement was 
shown by mineral and organic particles in w’atcr, salt .solutions, 
acids, alcohols, ethers, hydrocarbons, oils and glycerine, and 
found that in general electrolytes added to atjucou.s solutions 
» caused cessation of the movement and coagulation. As a 
result of his many experiments, he was driven to ascribe the 
motion to the thermal vibrations of the molecules of the licjuid. 
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BTamsay" and Cantoni ^ disagree with the statements of, 
Jevons and Gouy that the velocity of the particles in aqueous 
solutions does not depend on the material of which the 
particle consists, but merely on the size of the particle. 
Ramsay says that the velocity depends on the size and 
density of the particles: he thinks that the particles in pure 
water do not touch one another at any time and, in fact, that 
they do not appear to influence one another in their motion. 
Spring^' also believes that, when the particles appear to 
collide, they do not touch one another, as each particle in 
pure water is surrounded by a special liquid layer which 
is destroyed only by the addition of electrolytes. In fact 
it seems that neighbouring particles do influence one an- 
other (see Zsigmondy ; this view was also put forward 
by Maltezos.” The latter points out that the movement 
is complex, consisting of the ordinary zig-zag motion which 
he calls Brownian alone, a vibration about a line and a ro- 
tation. He also states that the general action of added 
electrolytes causes a retardation of the motion and gives 
evidence of the presence of ultramicroscopic particles in the 
solutions which he examined— -ordinary water containing a 
trace of clay or highly diluted ink. 

The above outline brings us to the time of the invention 
of the ultramicroscopc, which aifTorded most valuable infor- 
mation regarding the motion of the very fine and, conse- 
quently, fast moving ultramicroscopic particles. Recently the 
first reliable velocity measurements have been made, but these 
can best be dealt with in examining later the confirmations of 
the kinetic theory of the Brownian movement 

2. Samples of Solutions in which the Brownian 
Movement may ee Observed. 

i. Gamboge, as prepared by Perrin, has the advantage 
of giving both microscopic and ultramicroscopic particles. 

It is made by the desiccation of the milk secreted by a gutti- 
ferous plant from Indo-China. A part of the dry residue 
is rubbed under distilled water, in the manner of making soapy 
water; the gamboge dissolves giving a yellow solution con- 
taining spherical particles of various sizes, Or, the yellow dry 
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residue may be completely tlissolvcfi in alcohol, rise to 

a transparent true solution. Ihis alcoholic solution, when 
poured quickly into a large excess of pure water, |irof!iices an 
emulsion with spherical grains. One can separate these grains 
by centrifuging from the alcoholic water which coiitaiiB them 
and then dilute them in excess of pure water, a prf.^cess re- 
suiting in an emulsion with grains ol different sizes, usually 
of diameter less than lO '"** cm. 

2. Spring^ prepared mastic solutions in a iiianiier anal- 
ogous to the preceding. 4 grams of mastic weri: dissolved in 
100 c.cs. of alcohol ; 10 c.cs. of the alcoholic: solution were 
stirred slowly into a litre of pure water and the whole was 
filtered. This gives a solution with various si/.ed | art ides. 

3. Meade Bache^*^ finds that a Holiition coiitaining car- 
mine from cochineal gives much more brilliant j>arlic:les than 
gamboge, or, one .would gather, than inaslic. It contaiiB very 
brilliant microscopic particle.s which show much lietter with 
weak illumination than do the particles of gamlrogc:. ** With 
a weak aqueous solution of carmir^e one may sec by daylight 
on a background of faint blue, or with artificiai light on a 
golden background, thousands of tiny {articles, bright aH sparks 
of ruby, shimmering and frerforming their inde|M.!ridcnt evolu- 
tions over the field of view.^’ 

4. Zsigmondy^® and Svedberg^^ aiicl otliers have ob- 
served the movement of the particles in the sohitions made 
by the methods recorded in chapter If. 

3. Velocities of Farticlks of Various Sum, 

In Table VIII are arranged the varioiiH delcrmi nations of 
the velocities of particles of various siz.cs in different sohilioris. 
The names of the observers are placed in chroriolcifpcal order 
and, naturally, greater weight must be accorded to the kter 
results. 

The experiments of Exner, Wiener, and Ramsay were 
carried out before the ultramicroscope came into use and 
consequently deal only with particles above cm- diameter. 
Their measurements were made apparently with a riiicfometri- 
cally divided glass scale and watch. 

As is pointed out by Zsigmondy, the absolute motion of 
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the particles is very hard to observe directly, although dif- 
ferences in motion may be recognized very easily. The diffi- 
culties of direct observation have been overcome by the 
application of the cinematograph to the microscope by Victor 
Henri.^® The latter made with each solution examined a 
series of exposures each of duration of I /320th of a second 
at intervals of l/20th of a second, and was thus enabled to 
get very reliable results of the motion in pure solvents and also 
in these solvents after impurities were added. A somewhat 



Fig. 7. 


analogous photographic method has also been used by Seddig 
in his experiments on the influence of temperature on the 
Brownian movement. 

. Perrin, assisted by two of his colleagues, Chaudesaigues 
and Dabrowski,^^ applied a new method of direct observation ; 
they marked on squared paper according to scale the position 
of a given particle at intervals of thirty seconds, tracing one 
particle for periods of twenty or thirty minutes. 

Svedberg^^ followed a spni^what unique course in 
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observing the motion. A glance at I*ig. 7 (V. lienr'i) and 
Fig. 8 (Perrin) shows that a particle o.scillate.s in a haphaz- 



Fio. 8. 

ard fashion about a mean position during a short interval of 
time. Svedberg, by keeping a slow current of the colloidal 



solution passing through the cell in which he was observing 
the particles, gave to all the particles a slow velocity of trans- 
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lationMn parallel straight lines across the field of view. The 
effect of this motion is to give the impression that the par- 
ticle is describing a wavy line — so that Svedberg speaks of 
the amplitude (a) and wave-length (X) of the particle. Fig. 
9 (Svedberg) shows the appearance that V. Henri would 
have observed if he had introduced Svedberg’s constant 
velocity of translation. The time interval between the points 
on Henri’s figure is i/20th of a second, and consequently 
each of Svedberg's composite curves corresponds to 1/2 second 
of time. Knowing the time, I, required for the impressed 
velocity to carry the particles the distance X, then the mean 
absolute velocity of the particle would be 4A/t. Perrin's 
objection to the acceptability of Svedberg's results seems to 
be well founded ; not particularly because the latter's experi- 
mental results are “6 or 7 times too great,” by which Perrin 
probably means that much greater than the results of other 
workers, but because of the assumption that the motion can 
be treated as oscillatory. Certainly some of the particles maf 
wander continuously away to one side of Svedberg's axial 
line and give a correspondingly disproportionate value of the 
wave-length and amplitude. 

In Table VIII are arranged all the available results giving 
the velocity, material, and the dianneter of the particle 
examined, the medium, its temperature, the observer, and the 
method. 

Care must be exercised in comparing results such as we 
have in the above table, for the velocity found in any particular 
case depends on the time interval which elapses between two 
observations of the same particle. A glance at Figs. 7 and 
8 will show that, as a result of the zig-zag motion, a particle 
may after a comparatively long interval return very nearly 
to its original |KXsition. In dealing with the verification of 
the kinetic theory formula, Smoluchowski says : Let us 
imagine that we could make two series of cinematographic 
pictures of a given particle, one corresponding to intervals of 
one second and the other to intervals of i/ioth of a second. 
The velocity calculated from the second series would be /v/io 
times greater than that from the first series. This is probably 
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why Exner, who used a very highly perfected niethod, ob- 
tained results about twice as great as those by Wiener.” 


TABLE VIIL— BROWNIAN MOVEMENT Vl* LC>CniES. 


Observer. 

Material. 

Diameter 
X 106 cms. 

Medium. 

Temi>«r» 

Vrlfftsiy. 

■y' 

Method. 


' Quartz, Gamboge, 

10*0 

Water. 


'Ci 

Micrometer. ' 

Wiener'* . 

■ Salicic Acid, 
White Lead. 

i6*o 

j» 

iS 

yu 

3H "fi 



[Sulphur, Mastic, 

4*0 



Scale 


Mica, Cinnabar, 

9*0 


21 

:i'r» 

Exner® . 

. Gamboge, Char- 
coal. 

9*0 

tt 

yi 

21 

51 ■(! 
27*0 

tnd i 

Watch. 1 


40*0 


21 


j 

Rarnsay"^ . 
Zsigmondy . 

Gold 

14*0 

o'o6 

O'l 


«>(?) 

14 ’«» 
t 7CHru 
f '4K<^ 'U 

i 

Eitimati'd | 



0*35 


)» 

f u 

with 


Dust particles. 

2*0 ; 

j 

1 Aceton 

XH 


the eye. 

Svedbergi* 

Platinum. 

0*4 to 1 


From wave- 


0*5 1 

Hthylacetate 

tg 



9 ) 

Axnylacetate 

iH 


form under 




n-Pro. Alco. 

20 

'jgtm'ti 

irnprcsicd 




1 Water. 

20 

' juwrw 

velocity. 

Henri . 

Rubber 





Cinematograph 

Emulsion. 

lO'O 

Water. 

X 7 

tuyn 

Chaudesaigues” 

Gamboge. 

)) 

4*5 : 
2*13 1 

»> 

20 

20 

f 2'4 
] f,r 4 

Dbitrvatbns 
made e.n itngle 


M 

2*13 i 

Sugar SoPn. 

n 


prtidei at | 



2*13 


# 

. trs 

intervals of j 

Perrin and Dab- 




5 

JO ieci. 1 

rowski 

Mastic. 

ro'OD 

W^ater. 

ac,(?) 


1 

1 

i 

- — — . > 


i* These results calculated from rather indefinite data. 

* Viscosity of first solution i*2 times that of water at lame tenipmturc. 

Viscosity of the second solution 4*6 times that of water at the tciiipfcfaturc. 


4. Suggested Causes of the Brownian Mf^vKMKKX 

As is shown by the quoted sumimary of Bmwri's work* the 
question uppermost in his mind was the cause of the motions 
which he observed; the same que.st has engaged all the 
workers on this phenomenon up to the present. As a result 
of the work of Brown and his succes.Hors we may discard a 
number of theories which have been suggested. While the 
whole mechanism of this movement is by no means clear, 
we believe that the shocks of the molecules of the liquid 
medium are the main cause; still it is hard to imagine that 
the particles are not affected by such factors as surface tension 
and electrical forces. Before dealing with the treatment from 
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the pwDint of view of the kinetic theory, we may enumerate 
the other theories, some of which have been definitely dis- 
carded. 

1. The motion is not due to infusoria . — This proposition dif- 
ferentiates. the experiments of Brown from those of his pre- 
decessors : he found that the motion exists with such inanimate 
objects as resins, glass, rocks, and various metals. This point 
is also dwelt on by Wiener who observed the motion in 
particles of finely divided quartz after it had been heated to a 
temperature sufficiently high to destroy all life. 

2. The motion is not due to such external agencies as 
mechanical vibrations from surrounding bodies^ or incident light 
and heat. — Wiener, Exner, and Gouy all record experiments 
which show that the motion is not due to mechanical vibrations. 
The first named observed a sample of sol for twelve. days but 
was unable to detect any change in the motion, while Gouy 
placed a sample in a cellar completely free from vibration and 
still found no change. It is doubtful whether the effect of 
external vibrations would have even a secondary effect on the 
particles of a drop of liquid such as was usually examined 
under the microscope. Wiener believed the motion was 
caused primarily by the light and heat waves passing through 
the medium, because the particles which he examined were of 
dimensions about the same as the wave-length of the red light 
of the spectrum. On examining further into this phase of the 
question, Exner found that the motion was affected to some 
extent by the incident light and heat but not sufficiently to 
account for the whole motion. For example, using sunlight, 
first with the heat rays shut off by a liquid cell, and secondly 
with the heat rays allowed to pass - freely, the ratio of the 
rates of motion of the particles was 8-25; 11*5. Exner 
showed that this difference was due merely to a change of 
temperature of the medium, as the velocity of any particle at 
a given temperature above the initial temperature was the 
same whether the heat was conveyed to the liquid by conduc- 
tion or by radiation. Taking Exner s numbers for the 
velocities of certain particles at 20*" and 71°, the difference 
may be completely accounted for by the change in the 
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viscosity of the liquid. Gouy maintained a sample of sol in a 
constant temperature bath without noticing any change, show- 
ing that the motion is not due to temperature changes. Exner, 
Gouy, and Meade Bache each exposed samples to light 
of various wave-lengths and intensities and found little or no 
change in the movement; Bache ke|)t a sample in the dark 
for a long period and still the motion persisted. Zsigmondy 
arranged the light cone so that it could be moved quickly 
from one region of the liquid to another but found the motion 
just as lively in one place as in the other. 

3. The ^notion is not due to convection currents or to disturb- 
ances induced by evaporation of the Regarding the 

former of these two causes, Kxner points out that the motion 
of neighbouring particles is not what would be expected if 
they were moved along by convection currents; even the 
motion of two neighbouring particles appears to be utterly 
haphazard. Varying the intensity of the heat rays allowed to 
fall upon the solution does not give any startling change in 
the motion, and Gouy found that the motion persists even 
under constant temperature conditions. Under a uniform 
temperature of 4*" C, at which point the convection currents 
in an aqueous solution should be at a minimum, Bache found 
very little difference in the motion. Gouy also points out 
that in such a small space as that in a droplet i/io of a mm, 
in depth the convection currents should be enormously re- 
duced : still the motion is apparently independent of the 
volume of liquid under examination. 

To show that evaporation has no effect on the motion, 
Brown shook up some of an aqueous solution in oil so as to 
obtain, distributed through an oily medium, small drops of 
water containing the fine particles ; although evaporation was 
thus prevented, the particles in the aqueous drops possessed 
the customary motion. By preventing the evaporation of the 
liquid under examination by hermetically sealing it, this 
possible cause was shown by Wiener, Bache, and Cantoni, to 
have no effect Cantoni observed one sealed sample at in- 
tervals during a whole year but was unable to observe any 
change. Evaporation promoted artificially was shown by 
Wiener to have no effect 
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With the causes enumerated above, we eliminate all 
effects which have to do with the liquid as a whole, and are 
now confined to the consideration of the mutual actions of the 
particles themselves, and the more intimate relation between 
the particles and the molecules of the liquid medium. 

4. Injluence of the gases absorbed by the particles. — It is a 
phenomenon of common observation by mineralogists that 
the small bubbles of gas contained in liquids enclosed in spaces 
in certain minerals, are in constant motion. Gouy® quotes 
from de Lapj>arent’s Traits de Geologic,'’ p. 549, as follows: 
“The mobile bubbles, or libelles, are the distinctive char- 
acteristics of the ‘ inclusions liquides ' . . . ; whenever the 
dimensions of the libelles are below 0*002 mm., we observe 
that they are subject to a constant quivering motion, quite 
analogous to the motion of corpuscles known as the Brownian 
movement The quivering of the libelles appears to be com- 
pletely independent of external circumstances, such as the 
rigidity of the supports and temperature variations,” The 
explanation, given by Carbonnelli and Thirion,*-^^ for the 
motion of these libelles, is founded on a supposed incessant 
interchange between the molecules of vapour in the libelle 
and those of the liquid surrounding the libelle. Malt62os^^ 
imagined an analogous cause for the Brownian movement of 
solid particles^ — an incessant interchange between the gaseous 
molecules dissolved in the liquid medium and those of the air 
imprisoned in small pores in the surface of the solid particles : 
or, again, continual evaporation of the surrounding water into 
these small imprisoned air-bubbles and condensation of the 
vapour molecules into liquid. However, Malt^zos disproved 
this himself, because, after boiling a solution for an hour to 
drive off the gases, sealing it, and then allowing it to cool, not 
in contact with the air, he found the motion as lively as ever. 

5. Influence of gravitational^ electrical, and magnetic forces 
between the particles. — The decision with regard to these 
mutual actions of the particles depends to a great extent on 
their apparent motions in respect to each other. Wiener con- 
cluded that the collisions of one particle with others could 
have little effect because diluting the solution made no change 
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in the motion. However, Zsigmondy says that the fiarticles 
appear to influence each other and that for the most part the 
activity of the motion of gold particles is somewhat decreased 
by the dilution of the gold solution Ramsay believed that 
the particles did not influence one another. Direct observa- 
tion will justify the conclusion that the motion is not funda- 
mentally clue to the collision of the particles, llie appearance 
is very much in accordance with Spring's suggestion, viz. : “It 
is to be remarked that when two dro|)lets (of gamboge emul- 
sion) collide they rebound without coming into contact ; there 
must be, then, surrounding each droplet, an adherent liquid 
layer which prevents contact at the moment of collision. 

That the cause of the motion lies in the electrical forces 
acting between the particles was first .suggested to Jevons by 
the influence of electrolytes in producing the coagulation of 
these solutions. The Brownian movement always exists 
when particles are in suspension, and since, as Jevons thought, 
only electrolytes produced a cessation of the movement and 
consequent coagulation, electrolytes must have some electrical 
effect in stopping the motion, and, therefore, the motion must 
be due primarily to electrical forces between the particles. 
It has been found almost invariably that the addition of 
electrolytes stops the Brownian movement The truth of this 
statement is asserted by Jevons, Gouy, Ramsay, MaIt6zos, 
Bliss, Spring, Zsigmondy, Henri, and others ; these men 
worked with a large variety of colloidal solutions and tried 
the influence of both electrolytes and non-electrolytes. Jevons 
mentions that sodium silicate increases the movement, ammonia 
or boracic acid does not affect the motion or cause coagu- 
lation, while acetic acid produces precipitation, although it is 
a weak electrolyte. Testing cinematographically the action 
of various substances on rubber emulsion, Henri found that 
the Brownian movement is retarded by the addition of a 
coagulative reagent before the phenomena of coagulation 
appear ; acetic acid, which has an especially keen coagulant 
effect on this rubber emulsion, produced retardation before 
coagulation ; alcohol acts similarly ; the addition of urea, which 
does not coagulate the solution, has no effect on the motion 
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of the particles. Bliss records that the ^iddition of extremely 
small traces of alkalies to suspensions of clay and finely 
divided sand accelerates the Brownian movement, but with 
increasirig doses the movement is retarded : the addition of 
acids and neutral salts always causes flocculation. Maltdzos 
holds that we get different appearances under different circum- 
stances ; in some cases the particles unite to form large masses 
and the Brownian movement ceases at once, while in other 
cases the particles increase in size slightly and the motion 
persists. Svedberg alone maintains that the Brownian move- 
ment is independent of the electrical charge. In his method of 
impressing a velocity on the particles, he found that the am- 
plitude of a silver particle was independent of the direction 
of its cataphoresis, which can be changed by the addition of 
salts, e.g. aluminium sulphate. 

According to Smoluchowski electrical forces between the 
particles “ would be able to produce a certain grouping of the 
particles, but not a continuous motion ’k While this objection 
would hold for a system of particles held in a state of equili- 
brium, it seems hardly justifiable when applied to a liquid 
medium, because there always would be influences at work 
tending to disturb the particles, so that the system would be 
striving towards, but never attaining to, an equilibrium state of 
rest At any rate, the motion resulting from such a state of 
affairs would show a much more intimate interaction between 
the suspended particles than is apparent to the eye. 

It seems ju.stifiable in view of all the evidence to as- 
sume that the charge on the particle exerts some influence in 
keeping the particles in a finely divided state, while it is prob- 
ably only rarely that the electrical forces can intervene to 
alter the motion of the particle. The cessation of the Brownian 
movement, when it takes place, is due not to the addition of 
impurity to the liquid, per se, but merely to the impossibility 
of the forces at play making a visible effect on the large 
masses produced in flocculation. In the process of flocculation 
the particles coalesce gradually and, if the growth is not too 
rapid, the alteration in the Brownian movement may be ap- 
parent, as in Henrfs results. 
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Under the belief that electrical forces might be the cause 
of the motion, Gouy ® and Bache examined the eifect when 
the solution under observation was exposed to a strong 
magnetic field but they found no change. Of course this does 
not apply to the action of a magnetic field on various iron solu- 
tions (see Cotton and Mouton 

6. The influence of surface tension . — In the production of 
the Brownian movement there is experimental evidence of 
several contributing causes, each bearing its part in the action. 
While the majority of the workers, from Brown onward, have 
hinted that the cause lies in the molecular motions in the 
liquids, there have been other suggestions strongly supported, 
as, e.g., electrical forces (Jevons) and surface tension (Maltdzos). 

I know of no valid reason for maintaining that these two forces 
have not a very intimate relation to the Brownian movement : 
on the other hand, there appears to be insurmountable diffi- 
culty in proving that these forces, either alone or combined, 
would cause the motion. 

One undisputed property of the Brownian movement is 
that' for a given solution, the motion varies inversely as the 
size of the particles; iO“^cm. seems to be the maximum di- 
ameter of a particle showing the motion. There are really 
two conditions for the maintenance of the Brownian move- 
ment : in the first place, the particles must be kept less than a 
certain size in order to have a motion visible to us, and in 
order to keep the suspended matter from sinking to the bottom 
of the containing vessel ; in the second place, the particles must 
be made to move. Taking the experiments as a whole, we 
may ascribe the regulation of the size of the particle to surface 
tension effects, influenced, as they must be, by the electrical 
charges on the particles ; and to the kinetic theory we must 
look for the explanation of the motive power necessary to give 
the particles their curious random paths. 

The r61e of surface tension in deciding whether small 
particles will unite to form larger ones or still further sub- 
divide, is definitely laid down in two laws stated by 
Fucks — 

I. If the molecules of the liquid are attracted more strongly 
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by those of the solid than they are by neighbouring molecules 
of the liquid or than the molecules of the solid attract one 
another, the jratential energy will be a minimum when each 
particle of solid is surrounded by a shell of liquid of thickness 
equal to the radius of molecular forces. The two particles 
will then repel each other if brought closer together than twice 
this distance. 

2. If either of the forces, solid-solid or liquid-liquid, is 
greater than the force .solid-licjuid, the potential energy will be 
least when the two jmrticles are made to approach as closely 
as possible. They wdll then attract each other. 

Such facts as these are undoubtedly of importance in 
regulating the size of the particle.s. 

We have unmistakable evidence in the work of Jevons, 
Malt&os, Bliss, and Henri, that certain substances added to 
colloidal solutions have the effect of producing finer subdivision 
of the su.spended particles and more rapid Brownian move- 
ment. The influence of the electrical charge relative to the 
surface tension has been developed by Bredig,“’’ and it is quite 
apparent that we have here tremendous forces capable of 
altering the sizes of the particles. On the other hand, to 
establish the proposition that the motion is caused by surface 
tension, leads to hypotheses so artificial as to be untenable. 
In attempting to do this, Maltdzos sums up the forces acting 
on the particles as follows: “We have then the excess of 
the weight of the particle (over that of an equal volume of 
the liquid), the hydrodynamic forces, and the forces of internal 
friction of the liquid ; these two latter do not remain invariable 
during the continuance of the motion inasmuch as they de- 
pend on the velocity and the surface of the particle. These 
forces all tend to retard the Brownian movement. The 
surface tension (between the particle and liquid) being the 
same all round the particle, its effect will be zero, except in 
one of the folk^wing cases ; (l ) when there are traces of foreign 
matter about the particle ; (2) when there are pores in the 
surface filled with ga.s, or with the vapour of the liquid ; (3) 
if near the particle the liquid is not pure.” In a later paper 
Maltfeos pins his faith to the last of these conditions. 
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Mensbrugghe suggests a similar explanation from tlie sup- 
posed analogy of the action of small pieces of camphor on the 
surface of water. However, as Smoluchowski points out, 
any explanation which postulates the existence of the unequal 
distribution of impurities, assumes tacitly that a state of equili- 
brium should be reached eventually, at which time the motion 
would cease. This explanation is consequently put out of 
court by the unchangeableness of the movements observed 
throughout long intervals of time. 

5. The Kinetic Theory of the Brownian Movement. 

I. Development of the theoretical formula . — Although nearly 
every observer of the Brownian movement has ascribed it to the 
molecular action of the liquid, it is only of recent years that 
this theory of the motion has been given mathematical form. 
Smoluchowski,^^ Einstein,^® and Langevin have attacked the 
problem by independent avenues and have been led to practi- 
cally the same formula, which gives the relation between the 
distance moved by a particle in a certain time, the radius of 
the particle, the temperature and viscosity of the liquid, and 
the duration of the observation. 

A kinetic theory of this motion was first stated definitely by 
Wiener,^ and Exner,^ and later by Clausius. Afterwards Gouy ® 
Wrote the Brownian movement, of all physical phenomena, 
shows us visibly that there is a constant state of internal 
agitation in liquids, even in the absence of all external causes 
— a statement by which he replaces the dictum of Maxwell 
that “ under the most powerful microscopes bodies show the 
most perfect repose Malt^zos quotes from a lecture by 
Boussinesq : “ The whole of a liquid is at a certain definite 
temperature and not at absolute zero. It is necessary that the 
thermal agitation should reach a given value in order that the 
bodies may become liquid, when the molecular vibrations shall 
have reached an amplitude sufficient to disengage the mole- 
cules from one another. It is probable that the movement 
called Brownian is due to this thermal motion of the mole- 
cules.” Regarding the same question Zsigmondy wrote : 
“Although the causes of this remarkable phenomenon may be 
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manifold, it is the kinetic theory of fluids which appears to be 
of prime importance in explaining the motion, which persists 
uninterruptedly in the fluid for months and years 

In treating of the development of the kinetic theory of this 
motion one could not do better than adopt the language of 
Smoluchowski who gives the following direct treatment of this 
phase of the subject : — 

^‘The direct observation of this movement, by means of 
the microscope, produces an impression analogous to our im- 
agination of molecular motions. It is not a vibration, nor a 
simple progressive movement, but it is rather a trembling, or, 
as Gouy expresses it, a swarming. The particles pursue an 
irregular zig-zag course, in all directions in space, as if they were 
pushed here and there by accidental collisions with the mole- 
cules. In reality their progress is very slow in spite of their 
feverish activity. Many physicists have considered this pheno- 
menon as a visible proof of the truth of the kinetic theory. . . . 

“We shall study here the simplest kinetic theory ; we shall 
assume that what we see in this motion is the result of ac- 
cidental collisions between the particles and the molecules of 
the liquid. One objection often considered as fatal to this 
theory was first raised by Nageli. He shows that the velocity 
transmitted to a spherical particle of diameter 0’003 mm. by 
collision with one molecule of hydrogen is only 2 x 10 mm. 
per second, which would not be visible in the microscope ; in 
addition, the shocks received on the various sides of the particle 
would annul each other and give no perceptible result. 

“This conclusion is comparable to that error which one 
makes who pursues a game of chance, if one expects never to 
have a loss or a gain more than the simple wager. One knows 
that, in general, the chances do not balance exactly and that 
the amount of the sum lost or gained increases with the number 
of plays. We have in the problem before us to discuss the 
excess in the number of shocks given to a particle by the mole- 
cules in a certain direction. Now we have the simple result 
that the velocity transmitted to a particle of mass, M, in repose, 
by a direct collision with a molecule of mass, m, which is 
moving with a velocity, c, will be : C = mcjM. which is of the 
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order given by Nageli : and further the absolute value "along a 
fixed direction, X, will be still smaller. But it is necessary to 
consider that the particle M suffers more than collisions 
per second in a gas and more than !0“‘^ in a liquid, of which the 
effect will be annulled in general : but there will always be 
■an excess, -f- or - , of or collisions, by virtue of which 
the particle will attain a velocity of from lo to looo cms. per 
second in the direction of X ( 4^ or - ). 

“This proves that the objection of Nageli is not justified, 
but the final result, -on the other hand, is not exact For (a) 
the absolute value of the change in the velocity of M will not 
be the same for each collision, but will <icpend on the absolute 
value of C at the time, .and (^) the prolxibility of collisions re- 
tarding will be greater than that of collisions accelerating for 
large values of C. These two factors o|>pose an unlimited in- 
crease in the value of C : the final result which one can readily 
foretell for the kinetic theory is that the mean kinetic energy of 
translatory motion of M will become equal to the mean kinetic 
energy of a molecule. For the tapialization of this value is 
precisely the characteristic condition of the thermal equilibrium 
of bodies, according to the theory of Ikdtzmann and Maxwell 
In the same way we conclude that the particles play the rdle 
of highly polyatomic molecules of some dissolved substance, 
and that they would consequently have the same kinetic energy 
as a molecule of a gas at the temperature of the medium. 
Then one can calculate the value of C according to the 
ordinary formula of the gas theory 

. (0 

which for a particle '-of diameter equal to 0*001 mm. and a 
density I, gives for C, 0'4 cm. per sec. How are we to re- 
concile this result with the observed values, wliich are of the 
order of 3 x lO’^'^cm. per sec. ? This obstacle seems at firsi 
sight a serious matter for the kinetic theory. However, the ex* 
planation is \x*ry simple. It would be impossitde to follow th« 
movement of such a particle if it were efidowcd with a velocit) 
of 0*4 cm. per sec., for in a microscope of magnification 500 i' 
would be moving with a velocity of 2 metres per sec. 

“ That which we see is the mean position of the particle 
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pushed 10, 20 times per second with this velocity, each time 
in a different direction. Its centre describes a capricious, zig- 
zag path, compo.sed of straight pieces each very small in com- 
parison with the dimensions of the particle. Its displacement 
is visible only when the geometrical sum of its paths is raised 
to an appreciable value. In addition there is the minor cor- 
rection that it is not the movement in space we observe but 
the projection of this movement on a plane ; consequently, we 
shall have to multiply observed results by q/Tr.” 

Smoluchowski then proceeds to determine the mean dis- 
tance, l>„ traversed in one second by a spherical particle of 
mass M under the influence of n collisions with molecules each 
of mass w. What he really calculates is the square root of the 
mean square of the distance, but, as he points out, the numerical 
difference is small and may be left out of consideration. There 
are two main cases, according as the radius, a, of the particle 
is (i) small compared with the mean free path, \, of the mole- 
cule of the medium, or (2) large compared with the value of 
the latter is the case in point for the Brownian movement 
in liquids. The rigid treatment of the first case leads to the 
following equation ; — 


D, .4=/^ , -i . 
3 


. ( 2 ) 


where c is, as above, the mean velocity of the molecules of the 
medium. This leads to the rather surprising result that the 
value of does not depend on the mass of the particle, but 
only on the nature of the medium and the number of collision 
per second. 

The essential assumption made in deducing the above 
formula is that one may , neglect the reaction of the movement 
of the sphere M on the distribution of the velocities of the 
neighbouring molecules. Then the collisions with M will be 
independent, accidental events, and the curvature of the path 
which M traverses will be, with equal probability, in any plane 
whatever, determined by the instantaneous direction of the 
movement of M. When we come to deal with the second 
case, in which a is comparable with \ the shocks of the 
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molecules a^^ninst M will no lon^^cr he distributed with equal 
probability in all directions, since layers of the Ik|U{d con- 
tiguous to the spliere will |)artici|)ate in the motion — a 
circumstance which will have tlic effect of preventing aljrupt 
changes in the direction of nK>tion of M and, conseciuently, 
the effect of increasing tlie value of I)^. This circumstance 
led Smoluchowski to use a second inetlKKl of attacking the 
problem— a method not so exact as the former, hut sim|)ler. 

Suppose a particle, M, launclicd in a medium with an 
initial velocity C; it will suffer retardation movement (of 
the resolved part of the velocity parallel to the original direction) 
according to the formula 

where r is equal to the mass of the particle divided by the co- 
efficient of resistance, or M/S. Hut the kinetic energy of the 
centre of gravity of the particle will not diminisli if C has the 
value given in The spliere loses its original velocity but 
in return gains velocity nortnal to that direction, so that the 
resultant velocity does not change. 

may regard the time of relaxation, r, as a measure of 
the continuance of rectilineal motion, and the paths t . C * 
MC/S, as a measure of the rectilineal path. I'he movement 
of M can then be expressed as the movi-ment of a gaseous 
molecule, which travels out from its initial [Kisition in a zig-zag 
fashion, its path being compoHcd of shf^rt, stniight parts of 
length equal to the apparent mean free jiath. 

^‘The mean distance attained in time*, / secs., by such a 
molecule, is given by the gas theory as 

■ C . . i 

"" ‘ ^ ^ ' ' 1 ’ 

This calculation is not exact in all [loirils but the order of the 

result is true/' 

Applying this formula to the case of a particle moving in a 
rare gas and reckoning S by means of the gas theory, Smolu- 
chowski finds that in i Hecond 
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■ • • ■ (4) 

8 

If this value of D is multiplied by the numerical factor =. 

3x/3 

we get the value given by the exact theory (2). This then 
may be treated as a modifying factor in a result obtained by 
the use of equation (3), and we have given as the general 
equation 


D 



* (5) 


In the case of a small sphere moving in a liquid, we have 
S given by Stokes* law, viz, : S 6 itriav. The displacement, 
D^, described by M becomes 

D; ^ 32^ ^ ^ ^ 

27 

The motion considered above is that parallel to one particular 
direction and, since the kinetic energy of a molecule due to 
its motion parallel to a given direction is RT/2N, = 

RT/N. Substituting in the above equation we have finally 


D 32 R T . t 
" 2 7 ' N ' 


(7) 


Independently of Smoluchowski, Einstein developed a 
similar formula for the motion of small spheres suspended in 
a liquid medium ; he applied the laws of osmotic pressure to 
particles and evaluated their diffusion in the medium. The 
diffusion coefficient, d, of a material suspended in the form of 
small spheres in a liquid is given by 


RT I 
N 6 iTr]a 


■ ( 8 ) 


Again, the mean value of the displacement, D,,, of a sphere 
along the X-axis in time t is 

. . . . C9) 

From (8) and (9) we get 

. R T./ 


D, 


N * 37 r'? 7 ^ 



• (10) 
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This formula differs from Smolucliowski's by the dropping of 
the numerical factor 32/27. 

More recently, Ivangcviir^'^ offered a very simple solution 
of the same problem, and oljtaiucd the same result as Einstein. 
If a particle is moving with a component velocity parallel to 
the axis of X equal to ^ (Ix;di, under the action of a force 
X due to molecular shocks, it will suffer a resistance given by 
^Trrja^, according to Stoke.s^ law. llie equation of motion will 
then be 


m 


(Pit* 

IIP 


- ‘f* X. 

di 


The force X is varying and is indifferently positive and 
negative, but maintains the motion which would otherwise be 
stopped by the viscosity of the liqiiici Multiplying through by 
X, the equation may be written 


7 n dKx^) 
2 ' dP 




dx" 


+• 


Xx. 


Taking the mean of a large number of identical particles, the 
term in X.x disappears on account of the variation in X: 

writing ^ we obtain 


771 ds 

Now ’§777^''^ is the average kinetic energy of a particle, due to 
the component of its velocity parallel to the axis of X. On 
the kinetic explanation of the Brownian movement, this energy 
is equal to that of a single molecule of the lif|iifd, or to that of 
a gaseous molecule, parallel to a given direction. 


and 


ds 


Kl* 




The general solution of this differential ecjuatiDii is 

R'r t 

■S - . ; . - f C 

When the motion reaches a steady state 


m' * 
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RT 

g = 

3'jr»jd:N 

from which, by integration, we get from the equation 

r . -2 R 17 

^ ^ 

N Z'TT'Tja 

a result identical with that of Einstein. 

As is emphasized by Smoluchowski, we should not expect 
very exact correspondence between this theoretical formula 
and observation, for, in addition to simplification of the prob- 
lem. mathematically, we have made two assumptions, the im- 
portance of which cannot be gauged very exactly in the case 
of liquids, viz. 

{a) that the particles may be regarded as rigid spheres, and 
(b) that the forces of surface tension need not be con- 
sidered. Nevertheless, the tests which have been made up to 
the present justify the formula as regards its dependence on 
temperature, time, viscosity, and the radii of the particles : while 
many of the exact determinations of the absolute values of 
do not depart very much from the theoretical value. 

(a) Experimental verijkation of the theoretical formula , — 
a. Observed values of D^. 

In the formula for D^, putting N, the number of molecules 
in a gram molecule, equal to 7 x 10^^ and R = 83 x 10® 
c.g.s. units, 

D,2=I2-6x I— • 

77 . a 

In Table IX are arranged the calculated and observed 
values of from some of the data given in Table VIIL 
In the above calculations the values for the interval dur- 
ing which the displacement was observed, were as follows : 
I sec. for Wiener and Exner, 1/7 sec. for Zsigmondy, 1/20 
sec. for flenri, and 30 secs, for Chaudesaigues. It has 
been pointed out already that the value of the velocity in cms. 
per sec. depends on the interval of time through which the 
particle is observed. If is the distance traversed in time 
then the velocity, in cms. per sec. will be therefore, 
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TABLE IX.-»CALCULATKD AND OBSERVED VALUES OF 1). 

{Up - 12*6 z if» - T/iVi.) 


Name of 1 ‘Aperimentcr. 

URiinri in 
Ufm. X 

Vineonify. 

C«i!. r;Ci. 

I> r (obherved)’ 
in tms,/scc. 





ni'. 

X 

Wiener* . . . , 



IH 

S-;* 

23-0 = 

• • m i 

«S'fi 

Httuy 

tli 

h '5 

5*0 ; 

Exner^ . . . 

2*0 

•in 

21 

i:ro 

3 h*ci i 

»» • • • 

4*5 

•in 

2 1 

( 1*0 

33*0 ; 

» » • • * ; 

4 ‘5 


71 

14*4 

500 ; 


b *5 

•in 

2t 

7*5 

27-0 

Xsigmondy . 

*<»5 

•in (?| 

2 M (A' 

22 7 '5 

2 Ho*o ! 

Henri . . 

5 *t, 

'Olt 

17 


124*0 

ChaudesaigucH*’ 

2-14 

'nr |?1 

iPj 

*,ri 

* 3*6 ' 

Perrin and Dabrowski ** ' 

5 -Of) 

■ mi ifj 

20 iU 

I *36 

^*55 : 

under given constant 

conditions, 

. / a 

ccuistant 

i.e. the 


smaller /, the larger will be 7^, 

Svedberg's confirmation of the formula was carried out 
with platinum particles in various li<|uicl medhu hy ob.ser\^ations 
using a value of / of the order of 2 or 3 oneduindredths of a 
second. In Table X are arranged the values taken from Sved« 
berg's paper (see Perrin 


TABI,K X.— SVKDBKRCi’S Kl'SUI.TS l-'OK 

I'LATINfM BAKTICUiS. 


Radius in i 
erna. X W* 




%tm. X It A 

Vckiijiv 

Vclftcily 

Medium. 

Temp. 

Ccni. 

Time, # 

' hi 


X it) 

in crni./m', 

X I# 

1 


1 





folwervcd). j 

Aceton . . ! 

0*25 

\ 

; IS ■ 

, 0*032 


14*2 

444 

; 3900 1 

Ethylacetate . | 

0*25 

U) 

o'oaH 

*004 fi 

9*4 

3 ,V^ : 

1 2800 1 

Amylacetate . | 

0'25 

IK 

; o'oafj 

*m >59 

h'o 

joK ■ 

; 2200 1 

Water . . j 

Propyl alcohol j 

eras 

0-25 

! 20 i 

20 

*0*013 , 
1 irmmj 

•01.02 

'0226 

4 '3 

3*4 

321 

266 

, 3200 , 

2900 , 


In order that a reliable comparison may be made with the 
results of Table IX> the velocities in Table X have been ex- 
pressed in cms. per sec. and the same value of N has been used 
as that in working out Table IX. (Svedberg took N equal to 

4 X 

The only conclusion that we can draw from these results 
is that the order of the displacements given by Einstein’s 

* These results were calculated from Cliaudciii4igiief4* itatcment that his re- 
sults satisfy Einstein’s formula with the value 6'4 for KAmd bom a similar 
statement by Perrin. 
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formula is correct. Smoluchowski's formula gives results a 
little more in conformity with the observed facts than that 
of Einstein. 

( 5 ) The influence of the viscosity of the medium and the tem- 
perature , — Referring to the outline of Svedberg's method of 
observation, given on page 58 and in Fig. 9, if we put in 
Einstein's formula, Dx == 4 A, t will be the time required for 
the particle to make one complete oscillation. Therefore 
we have 


(4A)^ = 


RT I t 
N * 'iiiva * 7 ] 


Now, if we treat of the same sized particles in various liquids 
at the same temperature, 

where ^ is a constant. 

Since, by this kinetic theory, the average kinetic energy of a 
particle is the same as the average kinetic energy of a mole- 
cule, and since the molecules of all fluids at the same tempera- 
ture have the same average kinetic energy, we should expect 
the average velocity of all the particles to be the same, 
provided their masses are the same, whatever the liquid in 
which they may be moving. Svedberg remarks that the num- 
bers in the last column of the above table may be taken as 
sensibly constant and, therefore, Einstein's formula demands 
that the product tj . a should also be constant. Svedberg 
gives the curve, Fig. 10, showing the relation between the 
numbers in the fifth and sixth columns, from which we see that 
the demand of the formula is practically met. The objection 
raised on page 59 need not be urged here, as these results are 
merely relative and not absolute determinations as in the case 
of the velocity. 

Results of measurements made at temperatures of 20° C. 
and 71° C. are given by Exner and will be found in Table IX : 
the ratio of the values of in these two cases is i : i *6, while 
the ratio of the corresponding values of js/Tlv (for water) at 
these two temperatures is i : i *7. 

Seddig^^ has shown by means of a photographic method 
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in conjunction with the microscope, that find)' divided cinna- 
bar in water obeys Minstein’s formula, the greatest departure 
from the theoretical value being d («r cent; as is the case with 
nearly all the results, the observed velocity exceeds the cal- 
culated. Seddig changed the temperature over a long range 
but found that the value of was practically constant. 

Chaudesaigues, *’ working with an emulsion of gamboge, 
varied the viscosity of a sedation by adding sugar. In this 
way he carried out observations on two solutions cont'dining 
the same sized particles at the .same temperature, the vis- 
cosities of which were in the ratio of I : 4 and found that the 
motion was twice as fast in the less visccais .solution as it w’as 
in the .solution of higher viscosity. 



(c) Relation of the radius of the farticles.~~XdIo\t IX 
shows that the velocities observed are greater for the small 
particles than for the large ones. Chaudesaigtic.s also tested 
this point by observing the velocities of particles of gam- 
boge with radii re.spectively 4-5 x 10"*' cm. and 2'I3 x I0"‘, 
practically a ratio of 2:1, and found that these velocities 
varied inversely as the square of the radii. fThis result may 
be calculated from Table IX.) 

id) Relation of the time biterval, t. — We are imlebted to 
Chaudesaigues'^ also for a direct te.st of this point. He ob- 
served the distances de.scribed by 50 grains, each of diameter 
2-13 X io~‘ cm. during succe.ssive intervals of 30 .secs, each 
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and obtained the following results : the particles moved over 
on the average 

67, 9*3, 11*8, and 13-95 microns in 

30, 60, 90, and 120 seconds. The 

square roots of the times are proportional to the numbers, 

67, 9*46, 11*6, and 13*4, giving a good con- 

firmation of this point 

{i) The velocity independent of the ^naterial and mass of the 
particle, — This brings up a debatable question. Gouy^ and 
Jevons^ maintain that the motion is independent of these two 
circumstances, while Cantoni^ and Ramsay'^ hold that the 
motion depends on the material and density of the particle. 
Physically, Smoluchowski explains the motion being indepen- 
dent of the mass by the fact that the smaller velocity which 
would be communicated to the particle of larger mass, M, 
would be counterbalanced by a greater persistency of velocity 
possessed by the larger particle once it is moving. When it is 
borne in mind that the theory deals with the particles as if they 
were rigid spheres, and that in reality this cannot be realized, 
we may expect the motion to depend to some extent on the 
material of the particle ; consequently we need not bring the 
essential truth of the theory into doubt if we do find that 
the material of the particle affects the movement. In fact, 
Zsigmondy states that the “ nature of the subdivided sub- 
stance appears to influence the motion : for example, the 
ultra-microscopic dust particles of distilled water do not show 
an appreciable motion 

(/) The Brownian motion of rotation. — Considering the rota- 
tions which should be produced in the particles by the mole- 
ctrlar shocks, as well as the translation, the energy of rotation of 
a particle will be, on the average, equal to its mean energy of 
translation. Einstein obtained the following equation for the 
mean square of the angle of rotation, in a time, relatively 
to an arbitrary axis : — 

Perrin has made this test of the theory by observing the 
time of rotation of comparatively large grains of mastic (diameter 
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1 3 yx). These |)articlcs couki be seen in the ordinary microscope 
and the time of rotation was ncitecl by the periodic appearance 
of certain defects in the surfaces of the | >articlcs. llie difficulty 
of coagulation was ovenanne by sus{>eiidin!4 tlic particles in a 
solution of urea of the same rlensity as the particles. The re- 
sults of substituting observcal values of a, a and / in the 
above formula gave a value of X equal to 6*5 k which 
confirms the theory. 

After the foregoing rather rig<H'otis comparison of theory 
and observation, we are justified in regarding the Brownian 
movement, in the words of Smoluchowski, a visible 
proof of the reality of our molecular and kinetic hypotheses. 
If we reduce the Brownian rncn'emcMt to a kinetic phenome- 
non, we have no longer to imiuiie for t!ie source of the energy 
of the motion, since the energy riissifiateri by viscosity has its 
origin in the energy of tlu; heat motion. Goiiy remarked 
that this motion would be a contradiction of CarnrilX principle, 
if one were able to concentrate the mechanical effects of the 
movements of the particIe^s In effect this would be a way of 
transforming heat into work, whicfi is not jiractical on account 
of the grossness cT our instruments; Inil it is more interesting 
in that it does not seem as impossible as the pursuit of the 
molecules by the aid of MaxwclTs riemons/* 


6. Perkin's Law or the Distkuu‘tiok ur pArrfc'LKs 

IN A CoLLOIUAL 

The work of Perrin anri his c:oiIal»oratorH rm the ex- 
perimental and theoretical application of the results of the 
kinetic theory to colloidal solutions is probably the most com- 
plete exposition of this most interesting phase of modern 
work.^**^ In the course of the work Perrin shows that we 
should expect a law of distribution of the particles in a 
colloidal suspension analogous to that regulating the dis- 
tribution of the molecules of the air in the atmosphere. His 
fundamental assumption is that the colloidal j:artic!e may be 
treated as a large molecule so that the irieari kinetic energy of 
the particle in a state of equilibriiiiti of the solution may be 
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taken equal to the mean kinetic energy of a molecule of the 
medium. 

Suppose we have a uniform emulsion in equilibrium in 
a vertical cylincier of cross-section j-. The state of a thin 
section of the liqind coinprisecl between the levels h and h + dh 
would not be changed if the section be enclosed between two 
pistons permeable to the water molecules but impermeable 
to the granules themselves. On each of these pistons there 
would be an osmotic pressure due to the bombardment by 
the granules which they enclose. If the emulsion is dilute, 
this osmotic pressure may be calculated in a manner similar 
to that employed in the case of dilute solutions, according to 
which, if at a height ft there are n grains per unit volume, the 

RT 

osmotic pressure, P, will be ■ ^ . n. Similarly at a height 

RT 

k + dk the value of the osmotic pressure will be . (n + dn). 

Now since the granules in the section do not fall, there must 
be equilibrium between all the forces acting on them, viz. (i) 
the difference in the osmotic pressures at h and h + dh^ (2) the 
total weight of the granules, and (3) the buoyant force due to 
the liquid. 

If V » the volume of each granule, 
d » the density of the granule, 
w « the density of the intergranular liquid, 
the above conditions of equilibrium give us the following 
equation ; — 

RT 

s , 1 ^- ,dn^ n , s , V(d - 7v)g - . dk. 

Integrating from dej^th to //, we have 

y • log £ = - w)g-. (Ji - 

where and n are the values n at depths and h. This 
equation shows that the concentration of the granules of a 
uniform emulsion should increase in an exponential fashion as 
a function of the depth, or, in other words, if the depths in- 
crease in arithmetical progression the rate of distribution of the 
granules should increase in geometrical progression. If one 
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could obtain a uniform dis|)ersaici of any material, i.e. one in 
which the granules arc identical in size and in shape, these 
granules should arrange themselves in the licjuid at rest ac- 
cording to the same law that is obeyed by the molecules of a 
gas under the action of gravity. For the same reason that the 
air is more dense at sea-level tha!i at the to|>H of mountains, 
the granules of the emulsion, whatever may have been their 
initial distribution, will reach a ste«idy state in which the con- 
centration will diminish as a function of the height from the 
lowest layer; and indeed the law of rarefaction will be the 


same. 

Perrin tested the truth of this ef|uation by measuring each 
of the quantities, ?/, and >/ for certain values of //, using 
solutions of gamboge and mastic prefeired by methods already- 
recorded. 

(a) Determinaium tf the density ef the particles , — The 
density was determiried iri two ways, fjoth of which depend on 
the fact that one can find the weight of solid substance in a 
given sample of solution, by evaporating the latter and weigh- 
ing the dry residue. 

The first method was simply to find the sfiecific gravity of 
the dried vitreous mass in the ordinary way. 

In the second method the weights of water and of the 
emulsion required to fill a specific gravity bottle were found 
first; then the emulsion was evaporated and the weight of 
solid in the given weight of emulsion obtained. 

If w » the weight of water filling the bottle, 
m -m the weight of emulsion filling the bottle, 
nf ^ the weight of solid in weight m of emulsion, 
d » density of the water, 
m - m 
\d “ 

Therefore, the density of the solid is 


“I ss volume of the solid hi weight m of solution. 


ni' 

j m w nE"'l 

id ™ I ' 

These two methods gave concordant results— 0*207 for 
the apparent density of gamboge, and O'OfiJ for that of mastic 
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(/;) M ensure merit of the radii of the particles. — ^Three methods 
which gave results agreeing well among themselves were used 
in this determination. 

Fir-st, the rate of fall of the upper surface of the cloud of 
particles in a solution enclosed in a vertical capillary tube, and 
kept at a constant temperature, was measured and the radius 
determined from Stokes’ law. 

As a second method, Perrin counted the number of 
particles in a given volume of etnulsion ; he noticed that in 
a slightly acidulated .solution the granules of gamboge become 
fixed to the glass walls when they approach near enough. 
After some hours the granules in a small volume viewed in a 
microscope stick to the wall and can then be counted. 

In the third place it was noticed that, in a slightly acid- 
ulated .solution, the particles sometimes stick together in a 
string, which becomes attached to the wall : the length of this 
string of particles was measured and the number in it counted, 
from which the diameter could be deduced. 

Variously sized particles, from 0-52 ^ to 0-14 /a in diameter, 
were measured by these means. In one case the three methods 
gave for the same particles, 0-45 0-46 and 0-455 

respectively ; as a second example, the application of Stokes’ 
law to a certain solution gave a diameter equal to 0-213 
while counting ll,000 granules in the second method gave 

0-212 ft.. 

Perrin uses the concordance of these results to support 
the hypothesis that the laws of internal friction, established for 
the displacements of large objects in a uniform fluid, apply to 
the displacements of small objects which show the Brownian 
movement. This is a very important point, as Stokes’ law is 
used by hiinstein, Smoluchowski, and Langevin in the de- 
duction of the formula for D,,’-*. 

(c) Relation between ~ and h . — In obtaining this relation 

Perrin viewed a cylindrical column of height i/io mm. under 
a microscope, which could be focussed at different heights in 
the liquid by turning the micrometer screw. When the liquid 
is first put in the apparatus the distribution of the particles is 
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apparently uniform, but in a few minutes it is cfuite evident 
tLit in the lower layers the |)article.s become more closely 
packed than in the upper layers. I’he distribution reaches a 
steady state, and the j)articles all remain in sus|>ension ; Perrin 
found that the arrangement was the same at the end of fifteen 
days as at the end of three hours. He f|Uotes two typical 
series of observations.^*^ 

I. P'or gamboge particles 2*12 x 10* '^ cm. in diameter the 
number of particles at four different depths differing successively 
by 3 X 10*"^ cm. (30 /a) were found to be proprjrtional to the 
numbers 

12 : 22’6 ; 47 : 1 00, 

which numbers are almost tlic same as the geometrical pro- 
gression ll'l : 23 : 48 : 1 00. 

In all, some 13,000 particles were observed in this one experi- 
ment 

II . For gamboge particles 5*2 x ur*^ cm. in diameter 
similar observ^ations of depths differing by d x cm. (6 /x) 
gave numbers proportional to 

305:530:940: 1H80, 
approximately given by 

280 : 528 : 995 : l88o, 

which are in geometrical progression. 

If the above equation be written 

log|^ => F(/i - /Q wlierc V - • ^/(p^ - p,)g (2) 

the two series of results give values for F as follows : — 

I. F, - 1-5. II. r.j - Ho. 

As pointed out by Fcrrin, the concentration at a di.stance 
9'6 X lo"** cm. from the bottom of the dish would only 
be of that at the bottom, and he adds, “hence, when 
permanent equilibrium has been reached, grain.s will hardly 
ever be found in the higher layers of such preparations”. 

It is interesting to note that the concentration tlrops to half 
value in about '03 mm. difference of level, whereas in the 
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atmosphere the same proportional decrease requires a difference 
of level of 6000 metres. 

Perrin tested this law for particles of gamboge of various 
sizes and, assisted by Dabrowski,^’' for particles of mastic of 
density l '053, and satisfied himself of the truth of the formula. 



Gamboge. Mastic. 

Fig. II. 


In Fig. 1 1 (Perrin) are drawings of the distribution of the 
particles in gamboge and mastic ; in the former, the levels were 
at intervals of 10 /z with particles 0'6 p. in diameter, while, in 
the case of the mastic, the intervals were each 1 2 and the 

diameters i 
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The evaluation of the constant N is the test which Perrin 
always applies to his experimental observations. Determina- 
tion of the values of «/«„, {k - /r,,), T, anti the racliu.s and 
density of the particles enables one to get directly a value of N. 
Perrin quotes as his be.st probable value of N, 6B‘2 x 

7. Limitations ok Pkkkin’s DisTKtmrrioN Law. 

Perrin’s experiments were carried out on gamboge particles 
which were large compared with the particles of ordinary 
colloidal solutions and observations were confined to .samples of 
these gamboge suspensions of very small depth. “ Successful 
observations with the emulsions I have used cannot be made 
through heights of .several centimetres or even millimetres ; 
heights of le.ss than a tenth of a millimetre only are suit- 
able.” 

Whether so intended by Perrin or not, this formula has 
been taken to hold for all colloidal solutions and for all depths, 
A little consideration will contradict the [rossibility of such an 
extension of Perrin’s work. 

For example, in a silver colloidal solution worked with by 
the author (p. 125), the value of P in the above formula would 
be given by substituting as follows in (2}: — 

RT -H 

= approx. X 10 ” 

P\~ ?%---■ 9‘5 

V 22 X 10' *•' 
g ^ 980 

afiprox. 5000. 

The ratio of the concentrations at any two levels one cm* apart 
would be given by the equation 

log - 5000, 

"2 

which is a result quite out of all reason to one f^imiliar with 
such solutions. If there is any remarkable variation in the 
distribution of the particles in an ordinary colloidal solution, 
it should be shown by allowing the solution to stand in a long 

vertical tube for some time. 

In a paper by Burton and Bishop"^ results of such tests 
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are giv€n which show that the concentration at different 
heights in colloidal solutions is practically constant, and that, 
certainly for distances of the order of some centimetres, the 
distribution demanded by Perrin’s law does not hold. That 
the concentration of such solutions tends to become uniform 
in any given sample and to reach a maximum for various 
samples of the same colloid has been shown experimentally, 
and these facts point to the existence of some interaction 
between the particles which determines how close they can be 
to one another and still be in equilibrium (see Bancroft 

In his first paper on electrically prepared colloidal solutions, 
Bredig^^ reports sols of the following concentrations in milli- 
grams per 100 C.CS. : platinum, 20; gold, 14; iridium, 7. 
With many similar sols of platinum, gold, silver, and copper 
which the author has prepared at various times the con- 
centration has invariably been in. the neighbourhood of 10 
mgma per lOO acs. Zsigmondy notes that such limiting 
concentrations are reached in the production of platinum and 
gold sols by many different methods, and the work of Schulze 
on arsenious and antimony sulphide sols indicates a limiting 
concentration for these solutions under given conditions of 
preparation. 

The uniformity of these results points to some cause 
limiting the amount of material which a given liquid will 
retain in the colloidal state. A large volume of silver colloidal 
solution of known concentration was evaporated over sulphuric 
acid and calcium chloride by the author,^® so as to reduce its 
volume successively to i i, and \ of the original volume, and 
the concentration of the silver measured at various stages in 
the operation. The numbers obtained showed that the con- 
centration tended to an upper limit at about 14 mgms. per 
100 CCS. 

Perrin deduced his distribution equation on the basis of 
the simple kinetic theory, which leaves out of consideration 
any mutual action of the particles themselves. Since these 
particles bear like charges they will repel one another; in 
fact, long continued observation of such particles by means of 
the ultramicroscope does not show collisions talcing place 
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between the particles at all. hi intrcKiucin|f a correcting term 
in Perrin’s equation to take account of this electrical repulsion, 
we have to calculate the electrical force on the particles in the 
layer d/t in thickness due to the rest of the solution. Various 
approximations to the evaluation of this force suggest that it 
will be of the form A- . « . c per unit charge in the layer dh, 
where k may be taken as a constant, nt <nt r rate fur rcf'ions 
near the surface, and e i.s the charge in electro.static units on 
each particle. Con.sccjuently the total force on the layer of 
particles dli will lie ik . u . c) . (n . e . s . dh) or k . s . «'• . . dh. 

A term of this form may be taken to rei>resent the exce.ss 
electrical repulsion of all the particles below dh over that due 
to those above dh. Perrin’s eipiation then Ixxomes — 

RT 

S’ ... . dn + k . s . n‘e'-dlt ft . V' . .r (d - tv ) . ■ dh. 

jS 

Writing this in the form : A . dn - (Vn ~ Htd) . dh, 

where A - B /rr and C - V . (d - 

JN 

and solving, we get « given by the eipiation— 

c: 

B Kc * 

in which K .. ^ 

In this equation for for large values of k, the value of 
K . is siriall and can be neglected. l*fus value of k will 
be fixed by the values of calculation of which for orcliiiary 

f' , 

colloidal .solutions shows that the value of c *'* becomes 
negligible at a short distance below the surface. At such a 
distance the value of n becotnc.s constant, as given in the atove 
experiments, and of value given by 

C V(d - iv)r 

ft ■-’sj ^ . ■'* 

B k.e- 

where k is a constant. We see that the determining factor in 
fixing the distribution of the particles is the charge borne by 
the particles, and further, the less the charge the greater the 
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concentration of the particles — a circumstance in agreement 
with the properties of known colloidal sols. 

In the region near the surface where the distribution is 
not uniform, we have to consider the relative value of B and 
K ; although we do not know all the quantities involved, it is 
quite possible that K may be large compared with B. Since, 

_ c 

when h is very small, approaches unity, if K is large'^ 

c 

compared with B, then K = - and the equation for n 

na 

becomes — 

- .h 

n = 

which is in the form of Perrin’s equation, but is applicable for 
only very small values of h. 

The above limitation introduced into Perrin’s original 
formula does not at all invalidate his calculations for the 
range over which he observed the distribution, nor does it 
call in question his determination of the value of the constant N. 

8. Brownian .Movement in Gases. 

It wms pointed out first by Smoluchowski that we should 
expect to have the Brownian movement in gases as well as 
in liquids, and he quotes from Bodaszewski and O. 
Lehmann references to the dancing movements executed 
by the particles of fumes of ammonium chloride, acids, 
phosphorus, etc., which they compared to the Brownian move- 
ment in liquids and interpreted as molecular movements. 
The formulae of Smoluchowski and Einstein, given in section 
5 (equations 7 and 10), are, in accordance with their proof, 
true whenever Stokes’ law is applicable (vide Zeleny and 
McKeehan,^^ Perrin, Miilikan,^^ and Lamb^"^). This law 
probably holds, approximately at least, for the smallest 
particles visible in the ultramicroscope ; for liquids this will 
be true independently of the pressure, but for gases the truth 
of the statement depends on A, i.e. on the pressure of the gas. 
Smoluchowski points out that, when the ratio oi \ \ a be- 
comes very large, the law of Stokes no longer holds, and the 
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resistance to the motion of the particles must be <letermined by 
another method (Boltzman ; formula 4, j). 73, then applies. 
In the motion.s ii7 ga.ses to whicli alone thi.s formula applies, it 
may be used either for extremely small particles or for larger 
particles if the gas pre.ssure is very much reduced. 

Ehrenhaft^'' was the first to carry out direct measurements 
on the Brownian movement of particles in gases. He found 
that, as theory prerlicts, there is a much livelier motion in 
gases than in liquirls ; at the same time the action of gravity 
in causing vertical rlescent of the particles is also much more 
apparent in gases than it is in Ikjuids. lorr comparatively 
large particles in the smoke of cigars and cigarettes and in 
the fumes of ammonium chloride, he observer! an undoubted 
zig-zag Brownian movement, while with smaller particles 
obtained by a spark di.scharge between zinc, platinum, or 
silver electrode.s, he found the mfrtion very rapifi. Ehrenhaft 
concludes that he has “ j>roved without a doubt the exi.stence 
of a motion in gases comiiletely analogous tf) the Brownian 
movement in liquids 

As was predicted by Smoluchowski, it is more difificult to re- 
cognize this motion in gases on acctmnt of disturbing convection 
currents anrl the action of gravity. For the heavier particles, 
the velocity due to the force of gravity comjdeteiy overshadows 
that due to the molecular shocks, %vhi!e with the very small 
particles the op[>ositc is the case. Table X i I gives the velocities 
impressed by molecular shfxks and by the force of gravitation, 
respectively, on silver particles of various sizes (riensity lO'S). 

TABLK XJI.—MKDWNIAS MtlVH.MI.Ni IN OASE.S. 


Kadiun of ihc 
ftarliclcs i« 
i’mn. 

■ VekMity in fin®. 
pff mt; . 4 m 

D* ^ V ' 

iij cm’s. 
|;fi wx. 4 m 

y i ttS tl , #f 

*4 ' n 

J X 10 

Id 

ta py ^ 

5 K 10 * 

u'h ^ it* ^ 

;f ti* * 

X y to ® 

UUi >: Id « 

ij - tit ** 

5 X 10*® 

y iff * 

I * in * 

I ICI ^ i 

* 

IJ * Id * 

5 Z K) * ; 

’d‘H 4 If* * 

1 > III 

i H to ^ ' 

-» to ^ 

IJ ^ 


For air, ij - l•9 > 10 ‘ (Foyiemj; '1 
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These numbers show that, when we reach particles having 
diameters of the order of the wave-length of light, the two 
velocities do not differ materially. As we deal with smaller 
particles, the velocity induced by gravity soon becomes 
negligible, while with particles increasing above cm. 

the motion due to gravity soon dominates the situation. 
This is in keeping with what Ehrenhaft found: ‘‘Particles, 
the linear dimensions of which were of the order of the size of 
the mean free path of a gas molecule (i x io“® cm.), and 
somewhat larger particles fall in a zig-zag line, the velocity 
due to gravitation being greater than that due to molecular 
shocks. Particles which near the limit of visibility in the 
ultramicroscope (i x lo”*^ cm.) are in such lively mole- 
cular motion that the vertical gravitational velocity is com- 
pletely masked.” Ehrenhaft viewed silver particles that 
remained in lively motion in the air of his ultramicroscopic 
cell for some thirty minutes. His measurements on the 
cigarette smoke particles gave a mean velocity of 2*5 x 10 
cm. /sec, and on the smaller particles of silver, 4*6 x io“^ 
cm. /sec 

Much interesting work has been done in this field by De 
Broglie. Both Ehrenhaft and De Broglie have found that 
these silver particles, suspended in air, are charged and, by 
measuring the velocity impressed on them by a known electric 
field, have come to the conclusion that the charge is that of 
one electron. The values that they find for this charge, 
are respectively 4*6 x and 4*5 x 10 electrostatic 

units (see also Millikan ^^). 

9. Comparison of the Values of N Found in 
Various Ways. 

As we have seen, each of the formulae deduced in relation 
to the Brownian movement involves the quantity N, the number 
of molecules in one gram-molecular weight of any substance. 
This number is associated with the theoretical explanation of 
a great variety of physical phenomena ; some of these calcu- 
lations are collected in Table XIII, along with certain other 
constants depending on N. The number of molecules in 
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TABLE XIII.— VALUES OF THE MOLECULAR CONSTANTS.— 

N, w, and e. 

N.B. — The numbers in italics are those deduced directly from given experimental 
data. The other numbers are found from the two relations : N . <? = 29 x 10^*^ 
and N = » . 224 x 10^. 


Name. 

Method. 

NxiO-22 

n X to-19 

e X lOtO 

Maxwell . 

Mean free path and density 
of liquid (Mercury). 

45 

2*0 

6*5 

Maxwell . 

Kinetic theory of gases. 

42'7 

1*9 

6*8 

Clausius-Mosotti 

Dielectric constant of a gas. 

200 

9*0 

1*4 

Van der Waals . 

Value of b ” — oxygen 

and nitrogen. 

45 

2*0 

6*5 


— Argon. 

i62 

+ 2’7 

t4-67 

Meyer 

General results of kinetic 
theory. 

138 

6*1 

2 I 

Einstein- Perrin . 

Diffusion coefficient. 

40-90 

I *8 -4*0 

7*2-3 '2 

Raylcigh-Kel vi n 

Blue colour of the sky. 

54-9 

. 2*5 

5*2 

Rayleigh-Langevin . 

»» >> 

90 

4*0 

3*2 

Planck 

Distribution of energy in the 
spectrum of hot bodies. 

i6V7 

+ 2*8 

+ 4*69 

Lorentz . 

Electron theory of radia- 
tion, long waves. 

77 

3*4 

3*8 

Lorentz-Fery . 

Same as above — Fery’s nos. 

j-66 

t2*9 

+ 4*39 

Pellat 

Electrolytic ion. 

60-m 

2 '7-6 *6 

4*8-1 *9 

Townsend 

Cloud experiment. 

95'4 

4'3 

3-0 

J. J. Thomson . 

»> >> 

84'3 

3*8 

S-4 

H. A. Wilson . 

»» >> 

93*2 

4*2 

3-1 

Millikan . 

>» >» 

t62*3 

t2*8 

i4'65 

Begeman^® 

It It 

No. of rays in i c.c. of He. 

1 62*0 

t2*8 


Dewer-Rutherford . 

f57'S 

42-56 

+ 5*05 

Boltwood- Rutherford 

No. of atoms in the weight 
of Ra disintegrated per 
yr. and the atomic wt. of 
Ra. 

f68-8 

t3*i 

+ 4*21 

Rutherford-Geiger 

Direct determination of the 
charge on a particle. 

f 62*3 

f 2*8 

+ 4*65 

Regener 

Same as above. 

t6o-5 

1 2*7 

+ 4*?'S> 

Moreau®^ . 

Charge on ions in flames. 

t67*3 

t3*o 

+ 4*6 

Perrin 

Brownian movement of 
rotation. 

65 

2*9 

4*5 

Perrin- Dabrowski 

Brownian movement in 
liquids. 

t7I*5 

+ 3*2 

+ 4*05 

Perrin 

Distribution of coll, particles. 

t68*2 

+ 3*2 

+ 4*ix 

Chaudesaigues . 

Brownian movement in 
liquids. 

f64 

+ 2*9 

+ 4*52 

Ehrenhaft 

Brownian movement in 
gases. 

463 *0 

+ 2*8 

+ 4*5 

De Broglie 

Brownian movement in 
gases. 

+ 64*3 

+ 2*9 

+ 4*5 


one C.C. of a gas at normal pressure and 0° C., n, comes 
directly from the relation 

N = 22400 . n . 
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N is also simply connected with the charge (^jon a nnivalcnt 
electrolytic ion, e.g. of hydrogen. The decomposition l)y an 
electric current of one gram-molecule of hydrochloric acid 
requires a quantity of electricity equal to 96,550 coulombs— 
one faraclay. Thus, one gram-atom of hydrogen (N atoms), 
in the state of ions carry one faraday and, therefore, in (dec- 
trostatic units, 

N . ^ 96,550 X 3 X 10^' 29 X 

Consequently, having given one of the three quantities 
N, n, or e, we may easily determine the other two. Iii the 
results given in the table on the opposite page these two 
relations have been used in deducing two of the tliree 
quantities from the third. 

The numbers marked with a dagger are those which we 
have chosen as being, from an experimental point of view, of 
the greatest weight. Millikan, in .suggesting a similar set 
of results, discards Ferrintbs numbers f(m reasons which the 
latter shows are due to misconceptions. Tlu: average 
values suggested by Rutherford,*'^ Millikan, and from the above 
table are as follows : — 


TABLE XIV. 


Average. 

IsJ X JO 

' 

. . lo'" 

Rutherford ! 


ii 77 

: 4’^>5 

Millikan 


276 1 

; 

From Table j 

64 ’ll 

1 j 

2*9 i 

' 

i 4 ‘' 5 * 


The general tendency of the results of recent electrical 
determinations of e has been to increa.se its value! : 4*6 x icr*” 
is probably not far from the true value of e. The correspofuliiig 
value of N would be 63 x 10*“*'^''^. 

We have then all the data required to give tlie other im- 
portant gas constants. The kinetic energy of agitation of 
a molecule equals 3/2.RT/N. The constant of molecular 
energy, 3/2 . R/N, equals 1*98 x erg. The mass of an 

atom of hydrogen equals i . 008/N 1*6 x gmiiL 

The striking coincidence in the various best values of N, 
as shown in Table XIV, leaves little room for doubt that the 
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Brownian movement, in both liquids and gases, is a direct 
result of molecular shocks on the suspended particles ; con- 
versely, the kinetic theory receives the most convincing 
visible proof of its fundamental truths. The vast ramification 
of the kinetic theory in the domain of physics can hardly be 
illustrated better than in the work summarized in the results 
recorded in Table XIII (vide Larmor 
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CHAPTER V. 


THE OPTICAL PROPERTIES OF COLLOIDAL SOLUT I OlS” 

Apart from the interest developed by the ultramicrroSC 
the chief importance of colloidal solutions optically 
their action on light which is incident upon them, 
presence of the disperse phase in the medium chang’^:^^ 
optical constants of the latter due to the absorption of 
light ; when the light absorbed lies in the visible region of 
spectrum we have the colour of the solution by transmit 
light determined chiefly by this absorption. This has Icrcl 
much work on the colour of colloidal solutions. 

At the same time the light which is reflected, or scatt e 
diffusely from these solutions, is found to be, in general, I« 
tially polarized, and often completely plane polarized ir 
certain plane. This polarization of the scattered light is ‘ 
second point of interest 

Some work has been done on the phenomenon of don 
refraction, both inherent in the solutions and artificially p 
duced, and on the magneto-optical properties of the solotic: 
containing the ferromagnetic elements. 

L Colour, Absorption, Scattering and Polariz:a.th 
OF Light by Colloids. 

The theoretical work on the optics of colloidal solutid 
deals almost entirely with the light which is scattered from 
given sample; on the other hand, the experimental tests of t 
theory depend, with a few exceptions, on the determinatiof^ 
the curve of the absorption of the given sample. There is n 
necessarily a simple relation between these two quantities 
light (see Steubing ^). If we were dealing merely with the ejnni<3 
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gent transmitted light and the portion of the light which is 
prevented from passing through, we should have the relations 
shown in the accompanying table between the colour which is 
the result of the transmitted light (subjective) and the colour 
which would result from the combination of the light shut out 
(absorbed). 


TABLE XV.—COKKI'SI'ONDING AHSOKISHD AND SUHJI^CTIVTC COI.OlfKH.’' 


Wave- 
length in 

fb. 

70 

•^6 

•60 

*55 

*51 

•50 

•48 

*45 

•'f.l 

i 

'40 

Absorbed 

colour. 

Purple 

Reel 

Orange 

Yellow 

Green 

yellow 

Cireen 

Green 

blue 

Blue 

Indigo 

Violet , 

j 

Sub- 
jective 
colour. ' 

Green 

i Green 
blue 

Blue 1 

1 

1 

Indigo 

Violet 

Purple 

Red 

Orange 

Yellow 

1 (ireen i 
iydlow^ 

Wave- 
length in 

/A. 

' 5 «> 

i 

^ 

•48 

1 

•45 j 

i 

'45 

•40 

70 


im 

*55 

i ( 

1 

’ f 


However, this does not mean that the alisorhed colour 
noted in the above-table will give the colour of tlie scattered 
light ; the latter is generally of a composite character, due 
partly to ordinary absorption and reflection and partly to se- 
lective reflection, and dejrends also on the refractive index of 
the; supporting medium. 

I . Transmission, Absorption, and Reflection .^ — When a beam 
of light is allowed to pass through a layer of unit thickne.sH of 
an absorbing substance a certain fraction a of the light is 
absorbed ; a is known as the coefficient of transmission of 
the substance. If I„ denotes the intensity of the initial beam 
and I the intensity of the beam after passing through a layer 
of thickness cms., then I a’. The quantity a varies 
with the wave-length of the light and the nature f»f tin; ab- 
sorbing medium. If the incident beam consists of a mixture 
of light of various wave-lengths of intensitie.s I„ 4, I^, etc., for 
which the coefficients of transmission are aj, a^, a^, etc., then 
I = Ij . + Ijj . a,p + 4 . a’ + etc. 

The quantity and quality of the transmitted .light varies with 
the composition of the incident beam, i.c. with the nature of 
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the source, with the nature of the absorbing medium, and with 
the thickness traversed 

On account of the fact that a depends on the wave-length, 
light of different colours will be absorbed to different extents, 
and, consequently, the emergent light will be coloured ; this 
colour will be, in general, the same for all thicknesses traversed, 
the tint deepening as the thickness of the absorbing layer is in- 
creased. A curious result ensues if the values of I and a for the 
various component wave-lengths are such that the correspond- 
ing values of I . change relatively to one another as the 
thickness increases ; as a consequence, the colour of the 
emergent light may change completely as the thickness of the 
absorbing layer is increased. For example, cobalt glass, while 
transmitting both blue and red lights absorbs the blue more 
than the red ; when the thickness is large the blue rays are 
almost entirely cut out and the glass appears red by trans- 
mitted light ; when the thickness is small, the glass is blue by 
transmitted light (see also Wood 

The sum total of the light cut off by an absorbing layer is 
composite in its nature — a part is extinguished in the medium 
itself, and a part is reflected from the surface or from the interior 
of the medium ; this reflected portion may consist of light in 
which all wave-lengths are reflected in the same proportion, or 
we may have, as in the ca.se of some aniline dyes, gold, copper, 
etc., selective reflection, i.e. light of certain wavc-length.s being 
reflected more strongly than that of other wave-lengths. 

Ordinarily, bodies are made visible by the light which is 
diffusely reflected from their surfaces and from structural in- 
equalities in the interior. The part that is reflected from the 
interior suffers absorption by the medium after such reflection 
and consequently the reflected light is in general coloured.. If 
the medium consists of particles or films which have little 
depth of the substance, as in clouds or in the froth on a liquid, 
the absorption of the internally reflected light is negligible and 
the colour of the reflected light is white if the incident light is 
white. 

Reflection then is the proximate cause of colour in these 
bodies, inasmuch as without reflection no light would reach 
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the eye, but absorption is the ultimate cause, for it^ i^tl^s.i;ha^ 
the reflected light is deprived of some of its constitue^# 

Decomes coloured (Preston 

Following out a similar line of reasoning, Wood says : 

' Absorption is not the only factor which determines this 
selective reflection, and we often find misleading statements in 
:ext-books on optics, it being frequently stated that the wave- 
engths most copiously reflected are the ones most strongly 
ibsorbed. This is by no means the case. ... In the case of 
absorbing media, the reflecting power depends both on the 
efractive index and the coefficient of absorption. Now, ab- 
lorbing media have a high refractive index on the red side of 
he absorption band and a low index on the blue side ; conse- 
[uently the spectrum of the reflected light will be brightest on 
he red side of the absorption band, since for these wave-lengths 

have a large coefficient of absorption and a high refractive 
ndex. On the blue side, however, the low value of the index 
liminishes the reflecting power more than the augmentation 
lue to the powerful absorption. The hue of surface colour 
hus depends on the refractive index of the medium in which 
he substance is immersed, for it is the relative and not the 
bsolute refractive index with which we are concerned.'' 

2, The Blue Colour of the Sky- — Artificial Atmospheres , — 

?he interest in the colours produced by turbid media was, in 
he first place, due to the repeated attempts to explain the 
due colour of the sky. Various explanations of the latter 
henomenon have been put forward ; that which is generally 
ccepted at the present time was first suggested by Leonardo 
a Vinci ^ : namely, that the atmosphere is in reality a turbid 
ledium, filled with particles of dust, globules of water, etc,, 
nd, in accord with the action of such media on light passing 
irough them, it diffuses laterally light which is richest in blue 
ints, while the light which is directly transmitted tends to have 
le red most intense. * This explanation has been experiment- 
lly confirmed by the action of artificial atmospheres of turbid 
quids and vapours prepared by Brlicke,® Roscoe, and Tyndall,^ 
nd strengthened, on the theoretical side, by the mathemati- 
il treatment, of Rayleigh ® ; indeed, Rayleigh's most recent 
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contribution to the subject is that the colour of the atmos- 
f)herc may possibly be explained by the scattering action 
of the air molecules themselves (sec King'^^). 

In one of his experiments on artificial atmospheres, Tyndall 
passed light through a tulje into which he had introduced a 
mixture of air bubbled through nitrate of butyl and air (in 
excess) bubbled through hydrochloric acid, the total pressure 
in the tube being about i cm. of mercury. On allowing the 
light from an arc lamp to traverse the tube, chemical action 
of the two vapc)urs ensued, and a very fine cloud of solid 
particles began to form. At first the particles were exceed- 
ingly small, and the c<;Iour observed laterally was a delicate 
blue, but as tlie experiment progressed, the j)articles gradually 
incrcascfl in si/.e, the cedour gradually brightened, “ still main- 
taining its blueness, tmtil at length a whitish tinge mingled 
with the pure axure, announcing that the particles were now 
no longer of that infinitesimal size which scatters only the 
shortest waves Similar artificial atmospheres may be made 
in water by the addition of a few drops of alcoholic solution 
of mastic, or by the productimi of fine sulphur particles due to 
the interaction of dilute .solutions of sodium hyposulphite and 
hydrocliloric acid. 

llie light scattered by the incipient cloud is partially plane 
polari/.cd“the maximum percentage of polarization being pro- 
duced at points in the jdane at right angles to the direction 
of the incident light ; the plane of iiolarization in the scattered 
ligltt is that containing the beam of light and the eye of the 
observer. As the jiarticlcs in sus|>cnsion grow in size, the 
polarization becomes less complete, while the lines along which 
it is a maximum shift away from the position of 90'' to the 
direction of the incident beam, Tyndall found also that there 
always existed neutral points wlicre the {.lolarization was zero 
and such that in passing through the neutral point the planes 
of polarization turned through a right angle ; this is in keep- 
ing with the observations of Arago,*^' Babifiet,*^ and Brewster, 
on neutral jxrints in the light from the sun. 

3. Sijiulims and ihi lymiali I^hmmamn.—yhc fact 
that the so-called Tyndall phenomenon is shown by particles 
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very much below the microscopic, or even ultramicroscopic, 
limit was used by Linder and Picton in their experiments 
on arsenious sulphide solutions. By preparing such solutions 
with different grades of dispersion they offered strong evidence 
of the continuity of the transition from coarse suspensions to 
crystalloidal solutions ; they classified their various arsenious 
sulphide solutions thus : — 

AS2S3 (a) — aggregates visible under the ordinary micro- 
scope, 

AS2S3 (/3) — aggregates invisible but not diffusible, 

AS2S3 (7) — aggregates diffusible but held by filter, 

AsgSg (S) — aggregates diffusible and not held by filter but 
showing the Tyndall phenomenon. 

More recently still Spring,^^ Lobry de Bruyn and their 
co-workers have examined all types of solutions for the Tyndall 
effect Tyndall himself remarked that almost all liquids 
have motes in them sufficiently numerous to polarize the light 
sensibly ; and very beautiful effects may be obtained by 
simple artificial devices. When, for example, a cell of dis- 
tilled water is placed in front of the electric lamp, and a narrow 
beam permitted to pass through it, scarcely any polarized 
light is discharged, and scarcely any colour produced with a 
plate of selenite. But while the light is passing through it, if 
a piece of soap be agitated in the water above the beam, the 
moment the infinitesimal particles reach the beam the liquid 
sends forth laterally almost perfectly polarized light ; and if 
the selenite be employed, vivid colours flash into existence. 
A still more brilliant result is obtained by adding to the water 
a small amount of mastic dissolved in alcohol. 

“The selenite rings constitute an extremely delicate test 
as to the quantity of motes in a liquid. Commencing with 
distilled water, for example, a thickish beam of light is 
necessary to make the polarization of its motes sensible. A 
much thinner beam suffices for common water; while with 
Briicke’s precipitated mastic, a beam too thin to produce any 
sensible effect, with most other liquids, suffices to bring out 
vividly the selenite colours.” ^ . 
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By this effect Spring showed the presence of the aggre- 
gates of hydrates resulting from the hydrolysis of dissolved 
salts, and suggested the Tyndall effect to explain gold ruby 
glass and other metal glasses ; he defined a true solution to 
be one which does not show the Tyndall effect. Lobry de 
Bruyn and Wolff found that aqueous solutions of saccharose, 
raffinose, etc., in high concentration, gave this diffusely scattered 
light. Doubtle.ss the recognition of the scattered light has 
depended on the intensity of the illumination from the source 
and on the sensitiveness of the apjmratus used by the various 
workers for detecting the same. It has been shown recently 
timt, as already noted by Tyndall, it is exceedingly difficult 
to get even distilled water which does not show some faint 
indication of the Tyndall phenomenon (see Martin). 

4. 77ieoretkal lVi)rk m ihe Scatierlng of IJght by small 
Particles. — I'hc theoretical importance of the optics of colloidal 
solutions was first noted by Faraday,^^ aiu! became a subject 
of his research about 1856. He gives the reasons which led 
him to this inquiry in the following language:— 

“ Light has a relation to the matter wfiich it meets with in 
its course, and is affected by it, being reflected, deflected, 
transmitted, refracted, absorbed, etc., by jjarticles very minute 
in their difnensions. The theory supjxxses tlie light to consist 
of undulations, which, though they are in one sense continually 
^progressive, are, at the same time, as regards the particles 
of the letlier, moving to and fro transversely. The number 
of progressive alterations or waves in an inch is considered as 
known, being from 37,f^oo to and the number which 

passes to the eye in a second of time is known also, being 
from 458 to 727 billions ; but the extent of the lateral excursion 
of the particles of the xther, either separately or conjointly, is 
not known, though both the extent and the velocity are very 
small compared to the extent of the wave and the velocity of 
its propagation. Colour i.s identified with the nuinber of waves. 
Whether reflection, refraction, etc., have any relation to the 
extent of the lateral vibration, or whether they are dependent 
in part iqpon some physical action of the medium unknown to 
or unsuspected by us, are jpoints which I understand to be as 
yet undetermined. 
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“ Conceiving it very possible that some experimental 
evidence of value might result from the introduction into a 
ray of separate particles having great power of action on light, 
the particles being at the same time very small compared to 
the wave-lengths, I sought among the metals for such. Gold 
seemed especially fitted for experiments of this nature because 
of its comparative opacity amongst bodies, and yet possession 
of a real transparency ; because of its development of colour 
in both the reflected and transmitted ray; because of the 
state of tenuity and division which it permitted with the pre- 
servation of its integrity as a metallic body ; because of its 
supposed simplicity of character; and because known pheno- 
mena appear to indicate that a mere variation in the size 
of its particles gave rise to a variety of resultant colours. 
Besides, the waves of light are so large compared with the 
dimensions of the particles of gold which in various conditions 
can be subjected to a ray, that it seemed probable that the 
particles might come into effective relations to the much 
smaller vibrations of the aether particles ; in which case, if 
reflection, refraction, absorption, etc, depended upon such 
relations, there was reason to expect that these functions would 
change sensibly by the substitution of different sized particles 
of this metal for each other.” 

. Simifar language might very well indicate the purpose of 
workers who have attempted, since Faraday's time, to explain 
optical properties of the metal sols from the electromagnetic 
point of view. 

Optically, the important points of Faraday’s experiments 
on gold colloidal solutions are his proofs that such solutions 
containing the smallest particles of gold have red or ruby tints 
by transmitted light, while if, for any reason, the particles 
become larger and larger, the colour by transmitted light tends 
more and more to the blue. 

The first attempt to give a mathematical explanation of 
the action of turbid media on light is that of Rayleigh®’ 
first in the language of the undulatory theory simply and 
later from the point of view of the electromagnetic theory. 
He assumes that the foreign obstructing matter, supposed to 
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be present in the form of electrically non-conducting particles, 
each small in comparison with the wave-length of the light 
used, loafls “the ether so as to increase its inertia without 
altering its resistance to distortion. If the particles were 
awfiy the waves would pass on unbroken, and no light would 
be emitted laterally. Even with the particles retarding the. 
motion of the ether the same wnll be true if, to counterbalance 
the increased inertia, suitable forces are caused to act on the 
ether at all points where the inertia is altered. These forces 
have the same period and direction as the undisturbed luminous 
vibrations themselves. The light actually emitted laterally is 
thus the same as wmild be caused by forces exactly the oppo- 
site of tliosc acting on the medium otherwise free from disturb- 
ance, and it only remains to see what the effect of such forces 
would be. In the first place there is necessarily a complete 
symmetry around the direction of the force ; the disturbance, 
consisting f>f transverse vibrations, is j)ro|)agated outwards 
in all directions from the centre; and in consequence of the 
symmetry tlie direction of the vibraticai in any ray lies in the 
plane containing the ray and the axis of symmetry ; that is to 
say, the direction of vibration in the scattered or refracted ray 
makes witli the direction in the incident or primary ray the 
least possible angle. Use symmetry also rcciuires that the 
intensity of the scattered light should vanish for the ray 
which would be {>rupagatecl along the axis. For there is 
nothing to distinguish one direction transverse to the ray 
from a.nother. Sui^pose for distinctness of statement that 
the primary ray is vertical, and that the {ilane of vibration is 
that of the meridian. Hie intensity of the light .scattered by 
a small particle is constant, and a maximum for rays lying in 
the vertical plane rimning east and west, while there is no 
scattered ray along the north and south line. If the primary 
ray is yiipdarized, the light .scattered north and south is 
entirely due to that component which vibrates east and west, 
and is therefore |>erfectly polarised, the direction of its vibration 
lacing east and west Similarly any other ray scattered hori- 
zontally IS perfectly polarized, ami the vibration is {:>erformed 
in the horizontal plane. In other directions the [x^larization 
incomes less and less complete as we approach the vertical/* 
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As a result of the analysis, Rayleigh shows that the 
intensity I5 of the scattered light varies according to the 
following law^: — 


Loo I. 


(D'-Dy 


(i + cos^/3y 


where I = intensity of the incident light, 

D' and D = the optical density of the particles and the 
dispersion media respectively (proportional 
to the squares of the corresponding indices 
of refraction), 

m = number of particles per unit volume, 

T = volume of a disturbing particle, 

X = the wave-length of the scattered light. 

/3 = the angle between the line of sight and the incident 
direction. 


It is at once apparent that from ordinary white light 
incident on such a medium, the percentage of red light (75 /x) 
reflected would be about one-twelfth that of the violet (-40 /m) ; 
for a given mass of the disperse phase per unit volume, mT = 
a constant, and therefore varies directly as T ; for the 
number of particles per unit volume constant, i.e. m — Si con- 
stant, I5 varies directly as T^. These conditions are quite in 
agreement with the phenomena described by Tyndall in his 
experiments. 

When scattering alone is considered, the intensity of the 
scattered light I5 varies inversely as the fourth power of the 
wavedength:^^ ‘‘ Now the light which reaches the eye is 
scattered, and also transmitted (both before and after scattering) 
through some thickness of the medium. Hence its composi- 
tion will be determined by finding the effect of transmission on 
the quantity L. This problem is equivalent to that of finding 
the intensity of a pencil of light after transmission through an 
absorbing medium when the absorption varies inversely as the 
fourth power of the wave-length. Hence we have 

dl k , dx 


where is a constant, and d\ the change of intensity in 
passing through a layer of thickness dx. The intensity of the 
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light reaching the eye, after suffering scattering as well as 
transmission through a total thickness x of the medium, is 
therefore 


I 


_hx 

I, . e~ 


and expressing I, in terms of we have finally 

A. 

This cx|>rcssion exhibits the joint effects of scattering and 
trausaiission, and shows how I diminishes for large values of 
the wave-length as well as for small values. The maximum 
value of I corresponds to some intermediate wave-length 
Kn given by the c<|uation 

^ i k . 4*, 

which gives the maximum value of I, 

A 

e . k , ..r 

wlhle the intensity I corresponding to any wave-length X is 
related to by the eciuation 


I*M ‘ A. • X^ » € 


r .4 . »» 

Im 

Tile curve in Fig. 12 shows the relation between I and 
Im given by the last formula for the case of the maximum 
scattering taken arbitrarily at the wave-length of 5 x cm. 
The resulting curve is quite tyj>ica! of the experimental curves 
obtained in the determination of the absorption of metal 
glasses and colloidal solutions. 

The Rayleigli {ormula ha.s been tested as to the plane 
{K'llarization lacing complete along a line at right angles to the 
incident light and quite well confirmed ; by Khrcnhaft/*^ who 
obtained for silicic acid 90^ and for ar.senic sulphide 87*', by 
IJock on particles in a steam jet and as to the fiolarization 
in various directions, i.e. ^ varying, by on glasses of 

difiererit sorts. 

line investigation of Professor J. J. Thomson on the analo- 
gous effect of conducting particles scattered throughout a given 
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medium, treated electromagnetically, leads to a variation in the 
position of the lines of maximum polarization. 

‘‘ The scattered light produced by the incidence of a plane 
polarized wave vanishes in the plane through the centre at 
right angles to the magnetic- induction in the incident wave 
along a line making an angle of 120*" with the radius to the 
point at which the wave first strikes the sphere and it does not 
vanish in any direction other than this. Thus, if non-polarized 
waves of light or of electric displacement are incident upon a 
sphere whose radius is small compared with the wave-length 
of the incident vibration, the direction in which the scattered 
light is plane polarized will be inclined at an angle of 1 20° to the 



direction of the incident light. The scattering of light by small 
metallic spheres thus follows laws which are quite different from 
those which hold when the scattered light is produced by non- 
conducting particles. In the latter case (Rayleigh, * Phil.- Mag.,' 
V. 12, p. 81, 1881) when a ray of plane polarized light falls on 
a small sphere, the scattered light vanishes at all points in 
the plane normal to the magnetic induction when the radius 
vector makes an angle of 90°, and not 1 20”, with the direction 
of the incident light. Thus when non-polarized light falls on a 
small non-conducting sphere, the scattered light will be com- 
pletely polarized at any point in a plane through the centre of 
the sphere at right angles to the direction of the incident 
light. 
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“ When the light is scattered l)y a conducting sphere, the 
points at which the light is completely polarized are on the 
surface of a cone whose axis is the direction of propagation of 
the incident light and whose semi-vertical angle is I20^" 

This result was tested cx|)crimcnta!!y by Threlhdl and 
Frofessor Thomson with xiegative results, but on the other 
liand, it has been partially confirmed l)y the recent experi- 
mental results of Iihrenhaft and Miiller.”'^ In the light of the 
following comment l)y Professor Thomso!) on the above theory, 
it is easily possible that such a variation in experiments may 
still l)e (|uite consonant with the theory. 

“ I made?, al)f>ut two years ago, some rough experiments on 
the polarizaticm of light scattered by small particles of gold, 
the results of which were in agreement with those of Professor 
Threlfall. I rt*garded tluise experiments as confirming the re- 
sults of Maxwell and Wien, that the resistance of metals to 
very rafadly alternating currents which constitute light is much 
greater than to steady currents. 

It is, moreover, very diflTicuIt to make these ex|>eriments so 
as to l>e a fair test of the theory, as it is only when the size of 
the jsirticlcs is within narrow limits that the theory would be 
apj)Iical)Ie, eveii supposing the resistance to be as low as for 
steady currents. To scatter the light the diameters of the 
particles must !>e small comj>ared with thet wave-length of 
light, while the theory given in my M-iccent Researches on 
Klectricily and 4\lagnetisrn * reepnres that the depth to which 
the currents jiroduced by the light penetrate the particle should 
be small fracticin of the radius of the particle. Now at a depth 
ii f.>clow the surface of the sphere the intensity of the in- 
duced current varies as where k being 

the magnetic fiermeability, the specific resistance of the 
metal, and 2?r/p the time of oscillation of the incident electrical 
vibratir^ri. Thus the currents at a depth ijL below the surface 
will be only f/r of their value at the surface ; we may therefore 
take ijA* as the mc*asure of the thickness of the film filled by 
the currents. For gold a 2100 for steady currents* /4. « l, 
and for the I) line p 27 r x $'097 x thus i/k ^ 3*2 x 

icr*b The wave-length of the D line is 5*89 x lO"^, about 170 
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times I jk. Thus for the theory to be applicable, the diameter 
of the particles must be small compared with \ and large com- 
pared with ijk. As ijX is only 170 times ijk this makes the 
range of diameters very small. A more satisfactory test of 
the theory could be made with longer wave-lengths and larger 
particles ; for the thickness to which the currents descend 
varies as the square root of the wave-length, so that the ratio 
of the wave-length to the thickness of the current film increases 
as the wave-length increases.’* 

As pointed out here, and also in the discussion between 
Ehrenhaft and Pockels,^^ regarding the former’s experimental 
confirmation of the theory, there is the indeterminate quantity, 
<r, the specific conductivity of the metal spheres for the electric 
waves in the light waves which renders agreement with the 
theory rather fortuitous ; there is a very limited range of sizes 
of particles for which the maximum polarization will, even 
theoretically, be in a direction making 120° with the incident 
direction. 

The invention of the ultramicroscope with the consequent 
power afforded for measuring with considerable accuracy the 
size of the particles in colloidal solutions, both solid (metal 
glasses) and liquid, stimulated the interest in the optical pro- 
perties of these suspensions. The metal glasses and metal sols 
offer the greatest variety of colour effects ; many of the sols, the 
disperse phases of which are compounds, and practically all 
emulsoids, are either colourless or merely milky white; the 
latter probably contain particles which are too large to scatter 
the blue light sufficiently in excess to make the colour dis- 
tinctive, or the indices of the disperse phase and the medium 
may be so nearly equal that the term (D' - D)/D, in the 
Rayleigh formula, is nearly zero. 

The problem of the colour of the metal sols and 
glasses is rendered complex on account of the many varying 
influences to be taken into consideration. In the first place, 
the relation of the size of the particle to the wave-length of 
the light used is all-important ; to apply Rayleigh’s or Thom- 
son’s theory of scattering, the particles must be small in com- 
parison with the wave-length. For a given number of particles 
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per unit volume, the intensity of the scattered light v£ 
directly as the sixth power of the diameter and inverselj 
the fourth power of the wave-length ; that is, it is the ligh 
short wave-length that is most abundantly scattered, and 
intensity of the scattered light, and therefore also of 
absorption, increases rapidly with the diameter of the st 
particles. However, as the particles approach the dimensi 
of the wave-length, we shall have ordinary reflection ph< 
mena (including selective reflection) coming into play ; in wl 
case, the intensity of the diffused light (and therefore also 
amount of the absorption) varies, in general, according to the 

Constant 


R = 100 - 




for a given metal ; i.e. the greater the wave-length, the grcc 
the scattered or reflected light ; in addition, the reflected li 
now varies as the square of the diameter. The transition fr 
samples with extremely small particles to those with parti< 
of microscopic size affords an infinite variety of possibilities! 
their absorption. 

Again, as a consequence of Rayleigh's formula (p. IC 
there is some wave-length, not necessarily in the visible regi 
of the spectrum, for which, with scattering alone, we should j 
a maximurn intensity. 

In the third place, we must always take into considerate 
not only the relation between the refractive indices of the me 
particles and the supporting medium for a single value of t 
wave-length, but also the dispersions of the two substanc* 
As pointed out by Christiansen,^® if powdered glass particl 
(of dimensions comparable with the wave-length of light) 
suspended in a liquid of identically the same refractive indi 
for some standard wave-length, colour will still be produce 
on account of the difference in the dispersions of the liqtj 
and the glass. Similarly, with a suspension of copper particl 
in water, if there were no other modifying cause, only t) 
wave-length for which the index of refraction of copper 
equal to that of water would be transmitted unchanged (w 
Garnett ^^). 

Finally, in the discussion from an electromagnetic point * 
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view, it is apparent that variations in such features as the sur- 
face, shape, etc., of the particles will make large changes in the 
optical constants of the solution, and consequent variations in 
the absorption of light 

This complexity has necessitated the attack being made 
initially with very simple assumptions. The first of the more 
recent attempts to solve the problem of the variations in the 
colour of these suspensions is that of Garnett^’' He dealt more 
particularly with metal glasses (gold, silver, and copper) and the 
metal sols of gold and silver. The object of his work was ‘‘ to 
obtain information concerning the ultramicroscopic structure 
of various metal glasses, colloidal solutions, and metallic films by 
calculating optical properties corresponding to certain assumed 
microstructures, and by comparing the calculated properties 
with those observed Calculations were made for three types 
of microstructure: (i) that in which the metal molecules were 
distributed at random (called by Garnett, amorphous), (2) that in 
which the metal molecules were arranged in small spherical 
groups, many to a wave-length of light (granular), and (3) that 
in which the small spheres were replaced by small spheroids 
(spicular). 

Following Lorenz, Hertz, and Rayleigh, Garnett first shows 
that a metal sphere, small compared with the wave-length of 
light, produces in all surrounding space the same effect as 
would be produced by a Hertzian doublet placed at its centre. 
If light of wave-length X falls upon a sphere of metal of radius 
a, of refractive index n, and of extinction coefficient then 
the complex dielectric constant e will be expressed by 
N — n(i - y/e; (z aJ - i). 


If there be M such spheres per unit volume, tn vacuo ^ Garnett 
shows that considering a volume which in all its directions is 
great compared with the wave-length of light, this complex 
medium is optically equivalent to a medium of refractive index 
n and extinction coefficient H given by the equation 


where 


N'.= n{\ - — 

- I 


6 = 1 + 


47r - I 
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or, if = the volume of metal per c.c, of the solution, 


, - I 

N'* - I 
'"^ N ='+ 2 


If the metal spheres be situated in glass of refractive index v 
instead of in vacno^ the equation becomes 


[«'(i - rk')f 




N" - 


j , N“ + 

P -1“ 


I ““ fl 


N* + 2p- 


** The constants, n and X*' of the medium thus depend only 
on /4, the relative volume of metal, and not on the radii of the 
individual spheres. It is clear that the spheres may now be 
supposed to be of cjuite various radii, |)rovided only that there 
be many to the wave-length of light in the medium/* 

In the cases under consideration, metal glasses and metal 
sols, the fraction fM is always small ; neglecting in the latter 


. . . , . 

equation m comparison with unity, we may write 

[w(t - tk)f - v‘ - 


Equating real and imaginary parts, vve get expressions for 
a and ^ in terms of u, and v. Introducing at each step the 
fact that fju is a small quantity, the analysis gives 
nk' » and n ^ v(i -f 

That is, knowing the values of n and k for the metal (as found 
from other independent experiments), we may determine the 
values of n U and n for the complex medium. The above 
applies to the metal in what Garnett calls the granular state. 

For the amorphous state of subdivision of the metal, Le, 
suspended as a molecular solution, taking for the constants of 
the solution n \ U\ N'', we have 

N** 7i\l — ^ i\ 

and the corresponding equations 
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[n"{ 1 - ik")Y - = (2 -I- jA)fi . 




say, (2 ^ v^)p . . (a - 2/^). 


Again, equating real and imaginary parts, we niay obtain 
and /3' in terras of 1 % and i/, and the resulting ccjuations— 


^ . yu/3' and h" — p(^i 4* 


2 “f- iP 
2F 




) 


Garnett shows that the expressions j/ F and F' J/' 
measure the absorption in the granular aiul ainorj)lu)iis Htale;s 
respectively; that is, “ when light of a wave-length X traverses 
a thickness ^ of a metalliferous tne<liiun, the intensity of tlici? 
light is reduced in the proportion 


according as the metal is in true solntion or in splierical 
aggregates''. 

The above theory lends itself to experimental CfJidirmatinn 
by the calculation of the absorption prodncecl by a given 
solution containing what arc known to be fine [^artieltj.s, and 
comparing these calculations with the results of cx|>crimi:nit 
A very exhaustive series of such ex|)critnent.s was carried out 
by Garnett on gold, silver, and copper glasses, and gold and 
silver colloidal solutions. In general there is a striking' agree- 
ment between the calculated and the observed rcsidts. 

It will be noticed from Garnett’s formula: that the re- 
fractive index of the complex medium which has the metal in 
molecular solutionis different from that in which the metal is 
in the form of small spheres. Gixmcti\ experiincnts on tin: 
refractive indices of colloidal silver sedutions for the sodium 
yellow line gave values exceedingly near the valiu: //, calculated 
from the distribution of spheres; he conscf|Uf!iitly ctmclude; 
‘^that practically the whole of the silver must have: beten in 
suspension in the form of small .s[>hcrc.s 

As the whole of (hirnett's treatment relates to Ifie 
phenomena observed with splicrcs small cfunpartul witli tlu: 
wave-length of light in the medium, S|>ence"'^ extended it ex- 
perimentally by using infra-red rays, of wavc-haiglfi up 
18 X I0'"“’'^cm. and determining the absorption of Bred ig’ nifital 
sols of gold, p)latimiin and silver. However, tlieri; wan the 
additional difficulty that the liquid media theinscjlvfts absorbed 
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these rays to a certain extent Spence extended Garnett’s 
theoretical work to include the case of the supporting media 
itself showing absorption of the rays used. If the complex 
dielectric constant of the medium be written 

e'" = z/(I - ig\ 

we shall have the dielectric constant of this medium when the 
spheres are distributed in it given by the equation 


€ = e + 


3e'> • 

— /// -1 

€ - e 

Le + 26"’J 

I + ^ . 

~e *-* e" 

_6 + 2e'\ 


Following out Garnett’s analysis and keeping in mind the 
negligible quantities involved in relation to colloidal solutions, 
Spence gets for the refractive index, of the metal in the 
solution, the equation 


n == 


2 a(t-w) 


■V 


9J/V 


- 2v^f 


2a(t ~ w)J 

— the root of a quadratic equation in n, 

where a — kn — the absorption coefficient of the metal, 

V = the refractive index of the medium itself, 
t = Uri = the absorption coefficient of the colloidal 
solution, 

w — gv ^ the absorption coefficient of the supporting 
medium. 

When n is considerably less than I, the quadratic equation 
reduces to 

^ - 2^^^ 
fi — ^ 

gav^lM 

„ Two results are immediately deducible from the theory: 
(i) the value of the difference between the absorptions 

of the colloidal solution and the supporting medium is directly 
proportional to /i,, the concentration ; (2) the value of n ob- 
tained for a given metal should be independent of the sup- 
porting medium. Spence confirmed both of these points 
experimentally for wave-lengths up to 18 x io“^ cm. He ob- 
tained the indices of refraction for gold, silver, and platinum 
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in solutions with water and ethyl malonate respectively, as 
the supporting media ; his values agreed well among them- 
selves and also with corresponding values found by other 
workers by more direct methods. As an additional test of 
his results, he calculated the value of R in Drude's equation 

1 ) 2 + 

r {n^ + I)^ + 

t where R is the reflection coefficient and a the absorption 

coefficient and found close agreement between his results and 

those observed by others. 

Il 

By calculating the light scattered by small particles of a 
colloidal solution as a series of partial wavelets of two groups, 
viz. those corresponding respectively to the electric and 
magnetic vibrations of the particles, Mie has determined the 
optical properties of turbid media, in which the particles may 
. be regarded as spherical and for which the turbidity is infinitely 

I thin optically, such as is the case with ordinary colloidal 

solutions. Only a finite number of these partial waves need 
^ be taken into account in these cases ; in any case, the {r- i)th 

7 magnetic vibration is considered simultaneously with the rth 

electric vibration. For colloidal solutions with very ' fine 
particles only the first electric vibration need be considered ; 
this corresponds to the Rayleigh scattering. With coarser 
particles one must also take account of the first magnetic and 
the second electric vibrations. If an unpolarized beam of light is 
i passed through a colloidal solution, the laterally scattered light 

is completely or partially plane polarized, but never elliptically 
polarized] this seems to be borne out by the consensus of ex- 
% perimental results. For gold solutions with particles (spherical) 

up to about 100 /ul/jl in diameter, the light scattered laterally 
gives only the Rayleigh beams, the maximum polarization 
(almost 100 per cent) occurring at 90°. As the particles in- 
crease in size, the amount of unpolarized light in the plane at 
90° to the incident direction increases very rapidly and the 
lines of maximum polarization move towards a larger angle 
than 90"", until for particles of 160 to 180 /x-yu, diameter, they 
lie between 1 10° and 120"* to the incident direction. As shown 

r also by the Rayleigh formula, for constant concentration the 

' ^ 8 * 
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scattered radiation of very fine turbidities is proportional to the 
volume of the very fine particles. In coarser sols, the scattered 
light grows slowly with increasing size of particle and finally 
reaches a maximum, which depends on the wave-length ; with 
gold particles, the maximum scattering is given by particles 
with diameters between 1/4 and 1/3 of the wave-length in the 
dispersion medium, Mie finds that results do not justify the 
assumption that the particles are perfectly conducting spheres. 
The scattered light from gold particles is generally much 
stronger than would be expected from perfectly conducting 
spheres of the same size. In addition, with the finest subdivision 
of the gold, the scattered light shows a very distinct maximum 
in the greenish-yellow rather than in the blue-violet I'he 
absorption of colloidal gold solutions dej>ends on two pro- 
perties of metallic gold, the ability to absorb light and to re- 
flect light Solutions in which the diffuse reflection is small 
compared with the proper absorption show the absorption 
maximum of the gold particles which lies in the green ; by 
transmitted light they are ruby-red. Solutions which show 
strong diffuse reflection appear by transmitted light blue, be- 
cause gold reflects chiefly the reddish-ytdlow light. 

Steubing, a pupil of Mie,^ was the first to measure quan- 
titatively the intensity of the scattered light, as well as that 
of the transmitted light. Working with various gold sols, he 
found that as a general thing, only a small portion of light 
was lost by scattering, the greater part of the light cut out 
being destructively absorbed in the metal This result bears 
out the views expressed by Mie and Fockels that the ex- 
planation of the colours by resonance is not {possible. In 
addition to finding the absorption maxima for different sols, 
Steubing measured the fX>larization of the scattered light; 
he found it to be partially plane jx>larized, the direction of 
the maximum polarization being at 90'" to the incident beam 
and amounting to about 90 per cent of the total light in that 
direction. Contrary to the results of others lie found that 
certain gold sols, blue by transmitted light, contained ex- 
tremely fine particles. 

Cans and Happel®® extended Garnetfs and Mie’s theo- 
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retical work so as to make the theory applicable to concentrated 
solutions and also to sols containing particles not small 
compared with the wave-length of the light. They deduced 
formulae for the refractive index of a colloidal solution and the 
absorption per unit length (not to be confused with the ab.sorp- 
tion coefficient). They applied their formula to two special 
cases, (i) an infinitely dilute solution containing i)articlc.s of 
I various sizes, and (2) solutions containing infinitely small 

I particles but of varying concentration.s. Later Gans extei idod 

Mie’s work to apply to ellip-soidal particles, and found that the 
absorption curves moved forward to the larger wave-lengths 
f as the particles departed from the spherical form, lie cr)n- 

cludes that the fine particles in Steubing’s blue solutions were 
probably ellipsoidal. In a still later pafxir,’'* the .same author 
gives the curves of absorption of .silver sols consisting of 
ellipsoidal particles, from numbers calculated by Muller.®* 
Supposing that the particles are ellipsoids of revolution with 
f the ratio of the axes A : B, a variation in the value of A : B 

gives surprising variety in the form of the thcrjretical absrjrp- 
tion curve. 

|fr Lampa attacked the .same j)roblcm of determiniiif; the 

absorption and refraction coefficients of an ideal colloifial .sohi- 
tion from an independent point of view. He bt^au with 
Hasenorhl’s calculations of the changes sufferetl by a plane 
polarized electromagnetic wave traversing a medium — an irlcal 
gas — composed of uniformly distributed spheres with dielectric 
j constant, permeability, and conductivity different from tho.se 

* of the supporting medium. His expressions for the t»ptica! 

constants of a dilute colloidal solution are shown to be identical 
I with the analogous expressions given by .Mie, and Gans and 

Happel. Experimenting on a red colloidal gold solution cfui- 
taining -on grm. of gold fx;r too c.c., he found that the 
observed absorption curves were similar to the calctdated 
curves but not coincident with them (see al.so Kolia®*;. 

Lampa and Robitschek have shown by ingeniou.s ex- 
periments that the red gold solution.^ (transmitted light) con- 
sist of finer particles than the blue .solutions. By centrifiigiiif; 
a sample of blue solution, Lampa showed that the transparency 
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towards the red increases as the centrifuging proceeds, and 
that, therefore, since the larger particles are expelled from the 
solution first, the red solution contains the smaller particles. 
Robitschek found in the centrifuge tube a gradation from red 
transparency at the top of the tube to blue transparency at 
the bottom after a sample had been centrifuged for some time. 

Zsigmondy's conclusions regarding the colours of gold 
solutions are summed up as follows : — 

“ The colour of colloidal gold solutions in transmitted 
light may be red, violet, or blue, and occasionally yellowish- 
brown, or brown. The ultramicrons of red solutions are 
green; those of blue solutions are yellow to reddish-brown; 
violet solutions contain both. We have therefore to do with 
green, yellow, or brown ultramicrons. . . . 

‘'Both green and brown ultramicrons may have all possible 
dimensions from the amicroscopic to 1 20 fMfi and over. As 
a general thing, however, the large particles are yellow or 
brown, while the very fine subdivisions are green. At present 
there is no explanation for the fact that very small particles 
are sometimes brown. Nevertheless the following may be 
the key to the situation. According to Mie's theory, particles 
of gold having a diameter of 40 ixim and under must be green. 
The assumption is thereby made that the shape is spherical, 
and the particle a compact mass of metallic gold Any 
divergence from the theory may mean that the conditions are 
not fulfilled In other words, when the very small particles 
are brown, either the shape is not spherical or the entire space 
occupied by ultramicrons is not filled with metallic gold. The 
first assumption does not seem to be entirely necessary. It 
may also be said that the divergence from the theory is due 
to allotropic modifications of gold. The assumption is quite 
unnecessary, for the explanation of the colour, and in certain 
cases leads to contradictions. 

“With regard to the brown colour of very small particles, 
a large number of experimental facts point to the assumption 
that the ultramicrons are not composed of massive gold. 
For instance, whenever the green particles become flocculent, 
or approach very close to one another, the colour changes to 
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brown, even when the aggregate is still amicroscopic. It 
^ would seem therefore that small brown particles are in reality 

conglomerates of the green. Green ultramicrons, on the other 
hand, are composed of compact gold, and are the result of 
the normal growth of amicroscopic particles, or better, 
perhaps, they are tiny crystals. 

“ The assumption that the particles are spherical in form 
* is made solely for the purposes of calculation, and a number 
of facts would seem to discredit the hypothesis. The very 
great independence of the colour on the diameter makes it 
I seem plausible, that ultramicrons in red hydrosols are not 

necessarily spherical when the size is 40 and under'* (see 
also Bancroft 

In his work on the proof of the continuity of physical 
properties and molecular solutions, Svedberg^^ has performed 
two series of experiments on the optical properties of colloidal 
solutions: (i) colorimetric, and (2) spectrophotometric. In 
the first series he determines the limit of the visibility of the 
colour produced by various solutions of gold containing 
I particles of different sizes. It is often found in comparing 

the colour-intensity of colloidal and molecular solutions of the 
same substance that the colloidal solution is much more 
strongly coloured than the corresponding molecular solution 
(of the same concentration ?). Svedberg shows that, with de- 
creasing size of particles (i.e. increasing dispersion grade), 
from a certain size down to the molecular size the colour- 
intensity continually decreases ; in some cases he found that, 
with decreasing size of particles, the colour-intensity finally 
approaches very rapidly that of the corresponding molecular 
system. 

In his rather less satisfactory spectrophotometrical obser- 
vations he measured the absorption of the principal mercury 
lines due to columns of colloidal and molecular solutions respec- 
tively. From measurements on six substances — gold, selen- 
ium, indigo, aniline blue, indophenol, and azobenzol — he shows 
that, as regards light absorption, there is no real difference 
between colloidal solutions made up of observable discrete 
particles and the corresponding molecular solutions. 
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In an exhaustive treatment of the colours of various colloidal 
solutions in relation to the size of the particles, Wo. Ostwald ^ 
enunciates the following law: ^‘With increasing dispersion 
grade (i.e. decreasing size of particles) the absorption band of 
any colloidal solution moves to the shorter wave-lengths^'. 
He shows that in every case observed the absorption of a 
colloidal solution of very high dispersion grade approximates 
to the absorption of the corresponding molecular solutions. 

11 . Double Rkkraction Induced in Colloids. 

Double refraction may be induced in various solutions in 
the following ways ; — 

(1) by the action of an electrostatic fieId(Kerr phenomenon), 

(2) by mechanical action, such as stirring, 

(3) by the action of a magnetic field. 

The first method has been the object of much research 
since its discovery by Kerr'*^^ (sec De Metz^^). The Kerr 
phenomenon is shown by true molecular solutions and, there- 
fore, may be taken as an effect produced in the molecules 
themselves and not on molecular complexes, Voigt ascribes 
the effect to the influence of the electric field on the frequency 
of the electrons in the liquids. In addition to this, according 
to Leiser, the field may produce orientation and deformation 
of the molecule. 

The production of double refraction by mechanical means 
is possible only with liquids which possess a certain hetero- 
geneity, i.e. with disrxjrsoids of one form or another. 

In the case of colloidal solutions of the ferromagnetic 
metals uniform magnetic fields produce double refraction. 
According to Cotton and MDUton,'^'^ this phenomenon is due to 
an orientation of the particles and increases in amount as the 
size of the particles increases (See Havelock ^^). 
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CHAPTER VI. 


MEASUREMENT OF THE SIZES OF ULTRAMICROSCOPIC 
PARTICLES. 

Although there is no doubt that the ultramicroscope en- 
ables one to see particles much below the former microscopic 
limit, still there is no very rigid method by which one can 
measure exactly the size of the particles involved. However, 
there are several methods by which the approximate sizes 
may be determined. 

Particles below the limit of visibility of the ordinary 
microscope have been called by Sicdentopf' ultrarmcrons ; if 
the ultramicrons are visible in the ultramicroscope, they are 
named submicrons ; if not visible even in the ultramicro.scope, 
amicrons. Table XVI shows the limiting sizes of the particles 
classed under the various heads. 


TABLE XVI.-LOWER LIMITS OF DIAMETERS OF SMALL 
PARTICLES.* 


Visible in ordinary 

Ultramicroscopic particle®. | 

microscope. 





Subimcrons. 


i 

Amicrons. 

•25 fjLfji or 2*5 X cm. 

1 

Electric arc 
illumination 

1 

Strongest 

sunlight 

All below a 
diameter of 


tS fiH- or 

15 X 10“-^ cm. 

rofip. or 

I ’OX 10-*^ cm. 

1*0 X cm. 


It has been remarked already that no direct determina- 
tion of the size can be made by measurement of the dia- 
meter of the particles ; i.e. the ultramicro.scope betrays merely 
the presence of the particles with practically no evidence of 
the dimensions or shape of the individual particles.* One is 
then forced to get at the size indirectly by determining the 
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number of particles in a given volume and, from the known 
total amount of dispersed material in a given volume of the 
solution, to determine the mass and size of each particle. 

Two methods of finding the number of particles per unit 
volume of solution have been used by Zsigmondy^ : — 

1. The measurement of the average distance between 
neighbouring particles in a given sample of the solution ; 

2. A direct count of the number of particles in a deter- 
mined volume. In both of these methods the small sample 
viewed under the microscope must be very dilute ; it is gener- 
ally necessary to dilute a given colloid to some hundreds of 
times its original volume in order either to get the particles 
far enough apart for reliable measurement, or to render the 
number of particles few enough to be conveniently counted. 

Method (i) : If r equals the mean distance in cms. between 
the particles and if we consider them to be small spheres, 
then <2, the radius of each sphere, is given by 

d 

where A = the weight of the particles in unit volume of the 
sample of the liquid viewed, and d = the density of the particles 
in the sol. 

Of course, in the measurement of A any dilution of the 
original solution must be taken into account. The values of 
r may be measured by means of a micrometer eye-piece or 
by viewing in the solution a graduated scale, such as the scale 
scratched on the slide of a haemocytometer. 

Method (2): Zsigmondy fixed the volume in which the 
number of particles was counted by means of an eye-piece 
micrometer and the slit S (see Fig. 4, p. 42) which bounds 
the illuminating pencil. ‘‘By means of the eye-piece micro- 
meter a part of the cone of rays dd. Fig. 13, may be sharply 
defined from side to side, whereby the length and breadth of 
the volume chosen may be known. The depth of the illum- 
inated volume thus defined may be easily determined with the 
eye-piece micrometer by a quarter rotation of the slit S.'" ® 

In similar observations by the author,® the volume of 
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liquid viewed was determined by the use of a Zeiss haimocyto- 
meter slide (Fig. 14). At the centre of a circular piece of 
glass, A, an area of i sq. mm. is divided into small squares of 
1/20 mm. side by means of fine lines ruled with a diamond 
point The plate B surrounds A so as to leave an annular 



trough about the central disk. The upper surface of B is 
exactly o*i mm. above that of A, so that when the cover 
glass C is placed on B a layer on mm. thick exists between 
A and C. The surfaces of A, B, and C are, of course, ground 
perfectly plane. When a drop of a sol is placed on A and 



Fig. 14. 


covered with C, a volume of 0-00025 cu* mm. can be dis- 
cerned through the microscope. By raising or lowering the 
objective very slightly, it i.s possible to bring all the particles 
in a layer O'l mm. thick into view, and so for sufficiently 
dilute solutions the number of particles per cu. mm. can be 
very approximately determined. The following is a sample 
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of such a determination, typical as regards the metliofl and die 
magnitude of the quantities involved 

A silver solution (after Brcdig) containing ni|pir*. «‘t 
metal per lOO c.c. was diluted with distilled water tn mm 
hundred times its original volume. A drop of th(! dilute liquid 
showed on the average the presence of 3< K ) part irk-, per 
volume O'l cu. mm. Therefore in the original ‘.f elution per 
C.C. there were 3x10^ particles weighing 0*8 x lo urm. 

If the specific gravity of the silver ijarticles he Uikrti as 
10*5, the mean volume of the particles in solution is 2*1 ^ 
io”‘^c.c. Assuming that the {larticlcs are in the form of 
small spheres, the mean radius being a, 

17 X 

There are elements of uncertainty in both of the above 
methods. Under the best circumstances the observation, 
require considerable time, during all rd which tlie Brownian 
movement will cause particles tf> move into and out of ilie 
field of view; such a difficulty can lie overcome* tmiy by a 
large number of observations on each samples It is nof 
known definitely whether or not merely diluting t!ie samjik* 
may cause a change in the size of the particles, 'riu* tu’diiiary 
method of finding the total amount <if disperse sulrUaiire 
per unit volume is by evaporating the solution and weigtihig 
the residue; in this, one assumes that the substance is all 
confined to the submicrons, while in reality tliere are probaf i!y 
always present amicrons and some <»f the materia! in the %fato 
of molecular solution. A more exact determination involvr . 
the separation of the disperse phase.: l>y means of a o 41 odinii 
filter and analysis of the dry residue and filtrafc* sf*paraffdy. 
An additional source of difficulty is in the choic e of llieriiMi aty 
of the material suspended. KxperimentH *airh as ilar»r of 
Rose’' and Cholodny^ on gold and silvtjrr c:olloids diow llcil 
there is not much error in taking the denHity c:r|ual to that of 
the solid for the metal sols; for such soliJlions ;i% mmAk in 
water, the density reckoned from the dried r€:*dduf: would im 
only an approximation. 

Method (3): If the particles involved are jti-nl a bait flic 
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limit of the ordinary microscopic size (1-5 x la" 
diameter) the methods given by Perrin^ may 
be used to advantage, or the size may be dete*" 
accordance with Stokes' law by the rate of settlir* 
particles in the liquid. The latter gives the veloci^' 
of a particle of radius a through a liquid of viscosi^ 
the formula 

F, the force acting on the particle, is in this case th^*-’ 
gravity, 

••• F = 47ra3(/3 - 

where p and are the densities of the particles 
liquid medium respectively. From these equations 

2 ■ (/j - p^g 

Method (4) : As indicated under the preceding 3 
Stokes' law cannot be applied directly to particles B 
that the gravitational settling is masked by the 
movement The author has recently suggested a 
by which artificial settling may be produced by subject 
colloidal particles to a vertical electric field. Expe* 
on the mass of colloid have not been found to give coi 
results, but it ought to be possible to work with sing 
tides in water, as Millikan did with drops in air. % 
vertical electrical field is applied, which gives a mat 
the particle greatly in excess of either the gravitatic: 
Brownian movement, the particle is dragged up or 
through the liquid ; under such conditions, the compar, 
insignificant gravitational force will be added to the elc 
force for downward motion and subtracted for upward 
If V == limiting velocity due to electrical field, 
and V ^ „ „ gravitation, 

+ m£’ = 67r7]a{V + v)y 

Xe - mg = 67 cria (V - v\ 

. Subtracting these, we have — 

2,mg = i2'TTr)(iv, 
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From which by inserting the expression for m 

9 yv _ 

^ -■ 2 - (p- 

By means of the ultramicroscope, a single particle may be 
watched in its motion with or without an electrical field 
acting. In practice, using the ultramicroscope, we have 
several different motions to take into account: (i) drift of 
liquid (d) as a whole (convection currents) ; (2) endosmosis (i*) 
on the liquid as a whole, an effect which changes direction 
with a change in the direction of the electric field ; (3) velocity 
of particle due to electric field (V) ; and (4) velocity of particle 
due to gravitation (v). The observed velocity in one direction 
will be (with vertical field on so as to move particle vertically 
down) 

V+v±d±s^D. 

When the field is reversed the velocity will be 
V - v±d±s^U. 

Since d may be observed directly when there is no field on, 
we have 

D' = D + <^==V + V ± Sj 

= U + 

the sign of s being retained the same in the two cases, since it 
will change in direction with V. Subtracting these equations, 
we have 

D' ~ U' - 2 z/, 

from which by observation we obtain the velocity of a 
particle due to gravitation — the “ v which is to be inserted 
in the above equation in order to obtain the value of the 
radius. In actual practice, by carefully preventing evapora- 
tion of the liquid, d may be made extremely small. 

The other methods suggested for the determination of 
the radii of the particles are really of only theoretical imr 
portance. The radii may be deduced from various formulae, 
such as that for the Brownian movement, which were developed 
for the mathematical expression of some physical property of 
the colloid and which involve the radii only incidentally. 
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In one set of formuL'e of this type vve may class together 
those which rest fundamentally on an application of Stokes’ 
law to the equilibrium state set up in the colloidal solution, 
viz. : (i) the formulat for the Brownian movement (p. 73), 
(2) that expressing Perrin’s law of the distribution of the 
particles at different heights in the liquid (p. 81}, and (3) the 
expression for the diffusion coefficient of the particles. The 
latter is a result of the work of Sutherland/- Einstein, 
Smoluchowski,^*^ Cunningham/® and Jdillikan ; the diffusion 
constant, S, is given by the expression 


8 




I 4* A 

67r7]a 


I 

a 

) 


where / is the mean path of the molecules of the solvent, and 
A is a constant of value approximately 0-815. As far as 
the measurement of the radius of the particle is concerned, all 
these methods involve work out of all proportion to their 
exactness and applicability. 

Other suggested formuLx* have to do with the optical pro- 
perties enumerated in a previous chapter; for example, (i) 
the absorption of light by a given solution, and (2) Rayleigh’s 
law of the scattering of light by an atmosphere of fine particles 
(p. 105). These phenomena involve measurements which are 
too indefinite to be applied to the determination of the radii of 
the particles. 

As noted in Table XVI, the smallest particles visible in 
the ultramicroscope have a diameter of about i x io‘*"^cm. ; 
the most exhau.stive work on this point is that of Zsigmondy 
and Siedentopf in determining the sizes of the particles in their 
various gold solutions. They found that even after they had 
deprived their solutions of all their ultramicroscopically visible 
particles, the solutions had still a faint opalescence and gave 
chemical reactions unique to the substance in solution. These 
facts point to the presence of amicrons and possibly molecules 
of gold in the solutions. On the other hand, the kinetic theory 
gives the following values for the sizes of the molecules 
named : — 
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hydrogen 0 *i 

methyl alcohol 0*5 x ro*"‘^an. , 
chloi'oforrn • c>*H x ro""'cin. 

In view of the small gap which exists between the hugest 
molecule and the smallest visible subinici-nn, it is iiitrre:.liiig 
to recall the determinations of the molecular weiidits (<t some 
typical colloids by the methods of the ticiu'ession t»i the 
freezing-point and the measurement of the diffusiou coeffu iDit 
As is well known, if - the experimentally <letermined 

depression of the fr.eezing-point which lOO grins, of the mi! vent 
suffers through the addition of / gmis. of the suhstanee, K - 

moleculardepressionofthe solvent, and M moleailar weight 

of substance to be determincid, 

d / 

K M 



These determinations give the followiu}; result-. fMC the 
substances indicated 
Malto-dex trine 
Gum-arabic 
Glycogen 
Ferric hydrate 
Tungstic acid . 

Egg albumen . 

Starch . 

Albumose 

Tannin ...... 2/143-5 7 ^ 

The diffusion methexi rests on a drterrnitiaticai <4 Ittr i4tr! 
at -which the colloid diffuses intd pure waiter. If liavr *,1 
solution in a trough with ifaralkd skki and I rm. 1 rf-in*** 
section and the solution at one [danc {XTr|K*ndtrtiIaf l«# tho 
column of liquid is (// 4- 4 ) rjorinal arid that iit nfirjcnnd fikiiir, 
I cm. from the foriBcrand [■jarallid to il, In (h - | j nrirrm!, itirri 
the difference in osmotic pressure at the two ojiial 

the osmotic pressure of a normal sohitiori, 

= RT per scj. cm. at d C. 

9 


l/i 2 S 
I/OC U'-i 
i,;§a 
1 44 If -I 
25,rif 10 
2,400 
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This pressure tends to drive the dissolved molecules in the 
direction of the lower concentration, and acts on all dissolved 
molecules between the two planes perpendicular to the liquid, 

i.e. on — urm. -molecules. If the force necessary to drive 

I grm.-molecule of the dissolved substance with a velocity of 
I cm. per sec. is P kilograms — ^this force is known as the 
coefficient of friction of the substance — ^the velocity r/ is given 
by 


V 


RT. 1000 
1000 F . n 


cm. per .sec. 


The quantity of dissolved substance passing the plane of 
lower concentration in I sec. is found from the number of mole- 
cules lying between that plane and a parallel plane v cms. 
distant 

The number of milligram-molecules in the volume v c.cs. 
is X w K, 


K is called the diffusion coefficient 

The friction coefficients of substances of non-conducting 
solutions are found from the diffusion coefficient According 
to a calculation made by Euler the friction of a grm.-mole- 
cule is approximately proportional to the square root of the 
molecular weight of the dissolved substance. If we apply this 
method to calculate the molecular weight of the four colloids 
examined by Graham, we have : — 


Gum-arabic 
Tannic acid 
Egg albumen 
Caramel . 


« 1,750 

« 2.730 
» 7j420 
» 13,200 


These determinations offer strong evidence of the continu- 
ous gradation in the sizes of the particles of the disperse phase 
of various solutions, from the size of ordinary molecules to that 
of the particles of coarse suspensions. 
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CHAPTER VIL 


MOTIONS OF PARTICLES IN AN ELECTRIC FIELD. 

I. Cationic and anionic solutions . — The investigation of this 
property of the so-called colloidal solutions dates from the 
work of Linder and Picton.^ Prior to that, experiments on the 
motion of the particles of ordinary suspensions under an elec- 
tric field had been carried out by various workers, and briefly 
the results obtained were as follows ^ : — 

In suspension in water, the particles of starch, platinum 
black, finely divided gold, copper, iron, graphite, quartz, feld- 
spar, amber, sulphur, shellac, silk, cotton, lycopodium, paper, 
porcelain, earth, and asbestos, move towards the positive pole. 

When the above materials are suspended in a similar man- 
ner in turpentine oil, they all move towards the negative pole, 
with the sole exception of sulphur, which moves in the same 
direction in turpentine as in water. 

Fine gas bubbles of hydrogen, oxygen, air, ethylene, carbon 
dioxide, and small liquid globules of turpentine and carbon 
bisulphide, when in water, all move toward the positive pole.^^ 
Turpentine globules and small gas bubbles in ethyl alcohol 
move to the positive pole. 

Quartz particles and air bubbles in carbon bisulphide move 
to the negative pole. 

These results led Wiedemann to make the statement that 
“ in water all bodies appear, through contact, to become nega- 
tively charged, while, through rubbing against different bodies, 
the water becomes positively charged 

When Linder and Picton tested similar properties of the 
particles in chemically prepared solutions, they found that 
such a generalization was inexact They give the following 
results : — 
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Suspensions of aniline blue, arsenic sulphide, indigo, 
iodine, shellac, silicic acid, starch and sulphur in water, and of 
bromine in alcohol, show attraction to the positive electrode. 

The following materials suspended in water move in the 
opposite direction : Ferric hydrate, haemoglobin, Hoffman's 
violet, Magdala red, methyl violet and rosaniline hydro- 
chloride. 

As a conclusion to their work Linder and Picton make the 
significant statement that experiment seems to show that, if the 
solution is basic or tends to break up so as to leave a free base 
active, the motion is to the negative pole, i.e. the particle is 
positively charged ; if the solution is acidic, motion is to the 
positive pole, and consequently the particles are negatively 
charged. 

Taking into consideration the recent results of many 
workers, we may divide colloidal solutions and suspensions 
into two classes, anionic and cationic, according as the par- 
ticles in solution move to the anode, i.e. are negatively 
charged, or to the cathode, i.e. are positively charged. 

Solutions in water : — 


Anionic. 

1. The sulphides of arsenic, 

antimony, and cadmium. 

2. Solutions of platinum, sil- 

ver, gold, and mercury. 

3. Vanadium pentoxide. 

4. Stannic acid and silicic 

acid. 

5. Aniline blue, indigo, molyb- 

dena blue, soluble Prus- 
sian blue, eosin, fuchsin. 

6. Iodine, sulphur, selenium, 

shellac, resin. 

7. Starch, mastic, caramel, 

lecithin, chloroform. 

8. Silver halides. 

9. Various oil emulsions. 


Cationic. 

1. The hydrates of iron, chro- 

mium, aluminium, cop- 
per, zirconium, cerium, 
and thorium. 

2. Bredig solutions of bis- 

muth, lead, iron, copper. 

3. Hoffmann violet, Mag- 

dala red, methyl violet, 
rosaniline hydrochloride, 
Bismarck brown, methy- 
lene blue. 

4. Albumen, hsemoglobin 

agar. 

5 Titanic acid. 
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The charges on particles of starch, gelatine, agar, and 
silicic acid are very small and difficult to observe. 

Bredig solutions*^ of lead, tin, and zinc in ethyl alcohol 
are all cationic, while bromine in the same solvent is anionic. 
Methyl alcohol gives Bredig solutions with lead, bismuth, iron, 
copper, tin, and zinc which are cationic. The writer has also 
prepared anionic solutions of platinum, silver, and gold in 
ethyl malonate by Bredig’s method. 

According to Thornton, diatoms, unicellular algae, and 
vegetable micro-organisms in general are positively charged 
(cationic solutions) and amcebe and animal micro-organisms in 
general are negatively charged (anionic solutions) (see also 
Schneckenberg ^). 

Some organic colloids, such as globulin, and some in- 
organic, such as silicic acid, arc anionic in alkaline solution 
and cationic in acid solution. 

2. Theory of cataphoresis,—Y\\t study of the electrical 
motion of particles in suspension follows the work of Reuss, 
Faraday, Wiedemann, and Quincke on the phenomenon of 
electrical osmosis. When the anode and cathode compart- 
ments of a conductivity tube are separated by a diaphragm of 
porous earthenware, the electrolyte will pass through this wall 
towards the cathode until an equilibrium pressure is at- 
tained- Similar effects were found by Quincke^ by using 
capillary tubes instead of the earthenware diaphragm. The 
liquid was varied and the influence of the surface of the capil- 
lary was tested by lining the glass tube with other substances, 
e,g. sulphur ; oil of turpentine flowed toward the anode through 
a glass tube, but toward the cathode when the glass capillary 
was lined with sulphur- The interstices between the particles, 
suspended in a liquid and set in motion by an electric field, 
may be looked upon as, in effect, a series of movable capillary 
walls ; that is, the liquid is stationary while the walls them- 
selves (the particles) move in the field. 

The theory of this motion of finely divided particles in sus- 
pension in liquids was long since propounded by Helmholtz 
and later amplified by Lamb.® Without assuming, for the 
moment, anything with regard to the cause of the formation of 
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the colloidal solutions, we may n|jply the same; llurciretica! * 
siderations to the movements of these jmrticles. 

The fundamental assumption Ls that when a jiartitle 
pended in a liquid becomes char^^crh there exists alaitif it a 
double electric layer; when the particle is negatively cliarg:ed, 
there is a layer of negative electricity on the surface of the 
solid particle, while in the liquid iinniediatcdy surrounding if 
there is a corresponding layer of positive elcftiirit}'. 
the whole the algebraic sum of the twt^ equals /rro, and ifie 
centre of gravity of the coin|)Iete system, solid particle and 
surrounding positively charged fluid layer taken together, can 
not be moved by the electric forces whit:h ari »e froiii the 
potential fall in the Ikjuid through which lire current passes. 
However, the electric force will tend tcj bring alioul a di qdacr 
ment, relatively to each otlicr, of the positively chargni flind 
layer and the negatively charged particle, whmdcy tie* fluid 
layer follows the flow of positive electricity wlnlc the isiitir lr* 
moves in the opjro.sitc direction. If the liquid wcue a peilrf I 
insulator the new position would still i)c a cuuflitiMu of rquiii- 
brium. Since, however, through the displacement of lim layrr. 
the equilibrium of the galvanic tension hrtwrrn flu’ -.Mod 
particle and the liejuid is disturbed, aiui on arrouni of tjie 
conductivity of the liciuid always seeks tr> rc»fore ifsrih 
original state of electrical distribution will lend to hr ron 
tinually reproduced and so new displacemerils of thr parti* k 
with respect to the surrouruHng lirpiid will ronf iruially r,rt uf T ^ 
This theory was put forward by in the 


of his mathematical devcicqnmmt the ex|danaliori fMiiqp' .frd 
Quincke) of the electrical trauNjKui nf **ju*lu«tuip hquid i 
through the walls of porous vessf!!?; rn* along *:4pill*irv tiihf ^ 
Quincke assumed that there c’xi*-»tf'*'l a f''*,/ntact ^liffrirnr «■- mI 
potential between the fluid and its ''.olifl hfuimlarir-i, 'Tliifuiidi'"- 
out his treatment of the phera uiicnon, Hehnhrdl/ roiradrm 
there is no slipping of the fluid over the surface r4 ihr 
with which it is in contact. On this |Kiiiit I,amb m"i!h 

Helmholtz, holding that the solid riffer^ a veiy great, liui 
an infinite, resistance to the sliiliug ihr fhiir} livrr if, 
that, while the effect of this slipping wmild i>e eniindv iu-ro-ohJf- 
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in such experiments as those of Poiseuille, it leads to ap- 
preciable results in the present case in consequence of the re- 
latively enormous electrical forces acting on the superficial 
film of the liquid and dragging the fluid, as it were, by the skin 
through the tube. The practical difference between the views 
taken by Helmholtz and Lamb respectively may be shown in 
a simple case. Using the numerical results found by Wiede- 
mann, Helmholtz infers that for a certain solution of copper 
sulphate in contact with the material of a porous clay vessel, 
the contact difference of potential 1^ between the solution and 
the solid wall is given by 


where D is the electromotive force of a DanielTs cell. The 
variation introduced by Iamb would change this equation into 


E / 
D‘ d 


VJ7 


(0 


where d the distance between the plates of an air con- 
denser equivalent to that virtually formed by the opposed 
surfaces of solid and liquid, and / is a linear magnitude, 
measuring the ‘‘facility of slipping” and equal to ri being 
coefficient of viscosity of the liquid and ^ the coefficient of 
sliding friction of the fluid in contact with the wall of the tube. 
Lamb gives reasons for supposing that I and d are of the .same 
order of magnitude (that of cm,). Of course, if / = 
Helmholtz's formula remaims unchanged, and it is very prob- 
able that the ratio ^differs very little from unity. 

Cp 

Lamb deduces the following expression for the velocity 
(y) of a charged particle through a liquid under an electric 
force, when the motion has become steady :~ 


Xe 


47rd^ 


I 


. ( 2 ) 


where X = gradient of electric potential in the liquid, 
e * charge on the particle, 
a = radius of the particle, 
and 7) and I as above. 



J^OTIONS OF PARTICLES IN AN ELECTRIC FIELD 137 


We may look upon the particle with the double electric 
layer as a small condenser of two concentric spheres whose 
< 3 istance apart {dy the same as before) is small compared 
with a. 

The capacity of such a condenser would then be given by 
C = ^K . . . . ( 3 ) 


where K = specific inductive capacity of the liquid. 

If V indicates the contact difference of potential between 
the solid and the liquid, we have (since Q = CV), 

.... ( 4 ) 


Substituting this value of e in equation (2) and transposing 
we get 


V ^ ^ IT ^ 
d K ‘ X 


( 5 ) 


all electrical measurements being made in electrostatic units. 
This equation, which is similar to one given by Perrin, 

will enable us to find values of F. ^ for any solid and liquid, 


if for known values of X, we can observe the corresponding 
values of v. 

We may deduce immediately from this formula that the 
mobility of a particle of given constitution, in a given liquid 
medium, is independent of the radius, and that the product fjv 
for a given solution must be constant. 

3. Method of measuring the velocities of particles (in cms. 
per sec. for field of potential gradient equal to one volt per 
cm.). — Two methods have been used for measuring the 
velocity of colloidal particles: (i) the U-tube method due 
to Nernst, Whetham and Hardy, and (2) the ultramicroscopic 
observation of the velocity of single particles in an electric 
field. 

Probably the first is the more reliable method of the two. 
The limbs of the U-tube used by the writer were each . about 
12 cms. long and about 1*5 cms. in diameter (Fig. 15); they 
were graduated in mms. throughout their length. Into the 
bottom of the U-tube is sealed a fine delivery tube provided 
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with a tap (T) and a funnel (F) ; this tube is bent round so 
as to run up behind the limbs and to bring the funnel to the 
same height as the top of the U-tube. 

The colloidal solution to be tried is poured into the 
funnel so as to fill the funnel and small tube to the tap, which 
is closed ; water having a specific conductivity equal to that 
of the colloid is then poured into the U-tube so as to fill it 
to a height of about 3 cms. The whole tube is then 

placed in a large glass water bath so as 
to be almost submerged ; this water should 
be kept at a constant temperature during 
the course of any experiment At the end 
of a few minutes the tap (T) is opened very 
slightly and the colloidal solution allowed 
to force the water gently up the limbs of 
the tube to any retiuired height If care- 
fully manipulated the surface of separation 
between the clear water and the solution is 
very distinct and will remain so for hours. 
Two electrodes of coiled platinized plati- 
num foil are supported at a convenient 
level in the two limbs of the tube and the 
clear water allowed to rise w’ell above 
them. The electrodes are attached to the 
terminals of a set of storage cells of con- 
stant voltage, and when the current is 
completed the surface of separation in one 
limb will at once begin to rise gradually 
while that in the other will sink. In 
practice, the connexions may be made 
through a reversing key and the voltage, 
usually fixed at about no volts, may be left on one way for 
ten minutes and then reversed for twenty minutes. The 
velocity is reckoned from the displacement of the surfaces 
during this final twenty minutes ; one-half the sum of the 
displacements in the two tubes is taken as the distance 
travelled by a particle in the given time. A typical set of 
observations is given in Table XVIL 



Fig. 15. 
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TABLK XVIi. 



Voltage— 

I 

Height of Colloubl Sntfiitr 


Time. 

Sign of 
Right 
Electrode. 

Temp. 

Left. 

Kjght 


11*37 

+ I18 

II''' C. 

5.1 mmn. 



11*47 

Current 

11*48 

•f II8 : 

off 1 

- >r8 i 

u" C. ' 

t) t ,, 

6r M 

.» 

M 


11*58 

- 118 : 


55 M 

.. 

■ fM ^ 

I2*c8 

- 118 ! 

n"* C. \ 

5 <> »• 

60' 



EkctrodfB at is nuns, in each litnh. 


It will be seen from the table that there has heeti an 
apparent settling of the colloid in the tube while thcr current 
was running. Thus is quite usual but, a; the recktuiiii;; is 
made, it could not affect the rate, since this slight IfAveiing t»f 
the surface is uniform in both limb.s, so that while it is addrfl 
to the velocity in one limb it is subtracted from the velocity 
in the other. 

In order to find the value of the electric forte in the tulir. 
it is, of course, nece.ssary to know the effective tii .tanif bet wt rn 
the electrodes A and B. To <lo this the tubt; i . fillcl with, 
say, a -oi normal potassium chloride solution, plateti in thr 
water bath, and the resistances are taken with the eln trotlc ) 
placed at the successive centimetre marks down the tube. Itt 
this way, for the particular tube used for the above r«-4iii , -A 
was found that the resistance of the curved part of th-- nd-r- 
from 90 in L to 90 in R was 8-8 times the re .isfance of r-.,, h 
cm. length of the single limbs. .So that when, a-, in the . .,-r 
cited in Table XVII, the electrodes were jdao-d .it t h ki 
each tube, the effective distance between the ehi sjs.fjp', -.1, ,(•, 

23-8 cms., and therefore the streiifjth of (he e!c. tri« tlrh! w,.-. 
118 

23*8 ^ volts per cm, ihu:4 the iibbulutc vahie ?*! ij|r 

mobility of the silver particles in water at a tein{« r.dnr*- .4 
11° C. would be 19-6 X 10 ■' cm.s. per ..ec per volt pn . 

In order to obtain dependable results, great car- n.u -t i,r 
taken to have the temperature of the colloidal -.ohifion ,.,,.1 
the supernatant liquid <juite uniform bef .re the tap 1 i-, tn .• 
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opened, and throughout the whole of the observation the 
whole tube should be kept in a water bath. 

A method similar to the above was used by Coehn and 
by Galecki in similar measurements. 

Whitney and Blake, and Schmaus,^^* measured the velo- 
cities of colloidal particles by immersing the electrodes in the 
colloidal solution itself. This method has two disturbing 
elements ; in the first place, the products of electrolysis pro- 
duced at the electrodes affect immediately the solution itself 
and, in the second place, there occurs at the electrodes a 
charging and discharging of the particles which causes 
anomalous motions in the neighbourhood of the electrodes 

The first workers to use the ultramicroscope for velocity 
measurements were Cotton and Mouton.^^ Electrodes were 
introduced, a few mms. apart, into the sample of solution con- 
tained in the microscopic slide, a difference of potential of a 
few volts applied, and the time required by a single particle 
to cross the field of view noted. They found that as long as 
they viewed only the particles in the middle of the layer, the 
results were concordant, but as the particles in view were 
situated nearer and nearer to the bottom or to the top of the 
cavity, the motion of the charged particles first ceased and then 
was reversed. The distance from the glass walls to the layer 
at which reversal took place was 25 /t. Cotton and Mouton 
found that this reversal took place both with negatively and 
with positively charged particles. Near the walls of the 
chamber one would expect the liquid to move toward the 
cathode and sweep the particles along with it ; it is difficult to 
explain, however, the reversal of the motion in the case of the 
positively charged particles. 

In working with oil emulsions by this method, Ellis 
introduced corrections for this disturbing feature by observing 
the apparent velocity at given depths and calculating the 
probable value of the velocity of the particles relatively to the 
liquid. In addition to the action of endosmose there are 
inherent in this method the same difficulties as described above 
in the Whitney and Blake method ; viz. the disturbances due 
to the electrodes being introduced directly in contact with the 
colloid itself. 
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It was suggested by Ellis that endosmose affects the re- 
sults in the U-tube method, but in the author’s experiments 
tubes of various sizes have been used at different times and 
all gave concordant results. Recent work by McTaggart^^ 
on the measurement of similar velocities for air bubbles in 
various liquid media shows that there is no such effect for 
tubes with diameters of the order of one or two cms. ; further, 
such an effect would be extremely small for the small currents 
used in such experiments. 

4. Limitation of the U-tube method . — It has been suggested 
by the author that the apparent settling noted just under 
Table XVII might be explained by the action of gravity on 
the colloidal particles. 

The particles when left to themselves will not show any 
settling on account of the Brownian movement ; it is well 
known that bodies falling in a fluid under gravitation will be 
accelerated until they reach a fixed limiting velocity at which 
they fall — the velocity involved in the formula for Stokes’ 
law. Now, on account of the random nature of the Brownian 
movement, the particle is knocked hither and thither before it 
has time to attain a limiting velocity in the direction of the 
gravitational force. However, in the mobility experiment, 
since the particles are given comparatively large motions in a 
vertical direction by the electrical field, they do attain limiting 
velocities up or down and then the resultant force on each 
particle will be given by the algebraic sum of the electrical 
and gravitational forces. Such action would explain the 
settling apparent in Table XVII and calculations of the size 
of the particle from this view agree very well with observations 
of the size by other methods. 

Recent, as yet unpublished, work by Ross, under the 
direction of the author, has not supported this explanation of 
the settling but has brought to light limitations to the use of 
the U-tube method of determining mobility. It was found (i) 
that this settling effect was not constant for a given sample of 
colloid but that it increased with the voltage applied, i.e. the 
faster the particles were made to move in the electric field, the 
greater the settling effect, and (2) that, if the electric field is 
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TABI.K XVUI.— MOIill.lTIKSOK THK DISI'KKSK I’HASE IN VARIOUS 
AQUI'OUS SOLUTIONS. 


rir.pfnc 

i^!f.shil^{y ?« triri. 
Tfi . per voli 

P.D. in %’oll» be- 
tween the limpernc 

Author. 

ppftin. - irr-^'L 

phsune »nd medium. ' 


Smftmwm, 

L)ca|KMJiyfii 

- -j'** 

■ ■ 

Quincke 




Whitney and Blake 

Asr bw!>Wc:> 



Mc'raggart 

Su^fen%mti$. 

At'oenmuh Hxilphkw 


•'Oil 

Linder and Picton * 

Vtimnan bl«€ 



Whitney and Blake 

blue 

'H'.S 

•058 

Hurum''^^ 

Ciulil I'chryi, pfrp.l 



Whitney and Blake 

Cfold IcIicHi. |»fr|\i 

■ 7 ’r Ui 5y>.j 


(ialecki 

ii? Id fclicm. 




Hnlla''*-* 

Cioid (Brrdig) 

V! 1 'h 

•mP» 

Burtnn 

Pkiliiniiii 


•04 J 

Whitney and Blake 

Blaifiuiin |ikrfli|:| 

■ 

... 'o pi 

Hnlia« 

Plntiimiy | Bf rdi|'| 


‘MJV 

Burtmi 

Pliilinyiy jBfcdsi'l 

.|i* 


Svedberg 

Sliver filrcdiitl 

Va'o to tv 


Cottnn and Mnuton 

Hsh'et IlirrdfKl 

■ iu'tt 

•ojH 

Svedberg '‘*“ 

Mcn,tiry iBrrdji'tl 

-- ^■j'n 

■■ ‘<M 4 

Burton 

Silver |ISredi|.:| 



>♦ 
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ti'ii 

*017 
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•017 

1. 
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'or/ 
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tO’O 
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Frmc hyrlfrisiik 


-071 

Burton '■'* 1 

HA (ilfdiiiliii 


•im 

Hardy^* 
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»» 
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len['tii of the mea»%cc jwth of the molecules of the medium, 
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we may consider that there is a possibility of complete con- 
tinuity in this phenomenon of motion in an electric field a.s 
we go from suspensions of large particles through the region 
of ordinary colloidal solutions to true solutions. 

As we shall see later, the mobility possessed by such par- 
ticles is greatly affected by the introduction of extremely 
small traces of electrolytes and, consequently, one gets some 
variety in the values of the mobility, obtained when the 
specific conductivity changes. For example, copper solutions, 
the specific conductivity of which varied from 3*1 x lO”® to 
8*2 X io~^, gave mobilities varying from 33*0 x io~^ to 
23*4 X 10"^ cms. per sec. per volt per cm. It is impossible, 
therefore, to assign a definite number as the transport number 
of a particular colloidal particle. 

We have already noted that the mobility of a particle 
of given constitution in a given liquid medium is inde- 
pendent of the size of the particle. Hardy prepared a. 
series of similar sols of globulin containing particles of 
different sizes, but found that the velocities with which they 
moved in a given electric field were always the same. If 
particles of different sizes do exist in the electrically pre- 
pared solutions, the size would probably depend on the 
violence of the sparking during the preparation of the solution. 
Three silver solutions were prepared by the writer by using 
varying currents and voltages for producing the spark, all other 
conditions being the same except the time of sparking. As 
shown in Table XIX, the differences in the mobilities, which 
were all determined at 11° C, are all within the limits of error 
in the experiment. 


TABLE XIX.—SILVER SOLUTIONS. 


No. 

Voltage. 

Current. 

Time of 
sparking. 

Mobility in 

sec. 

volt 

per • 

cm. 

I 

80 volts. 

8*5 amperes. 

10 mins. 

- X97 X IO-® 

2 

60 „ 

7*5 

20 „ 

- 19*6 X IO-® 

3 

40 M 

6-5 n 

30 » 

lij 

- 19*3 X 10-® 

i’ 
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Since there is no a priori xedison for assuming that all the 
particles are of a uniform size, these results would confirm 
Lamb’s theory. 

6. Effect of viscosity of solution .' — The writer has catried 
out a series of experiments on the validity of the Kivcn 

on page 137 in so far as ijz/ = constant, as long as om* deab; 
with the same material in the particle, the same li<iui< 1 iiiccliuin, 
and constant potential gradient 

TABLE XX.— SILVER COLLOIDAL SOLUTIONS. 


No. 

Temperature 

Centigrade. 

Mobility {v). 

Viscosity of water at 
given temperature 
‘> 7 - 

l'*rcalucj 

I 

3 ° 

15-1 X 10-** 

•03:6214 

24*5 ■ 

IU-- ' ; 

2 

9 * 9 ° 

18*6 X I 0 -® 

*013300 

24*7 •' 

tf>* i 

3 

11° 

I 9’6 X I 0 -® 

*012822 


1 M ' 

4 

21° 

25 ’5 X 10 

*009922 

25*0 .r 

tiT ' 1 

5 

31° 

30*1 X I0-® 

•007972 

24*<I * 


6 

40 * 5 ° 

37*2 X 10 - ® 

*006577 

24*5 

t * s ■ * 


In Table XX are given the mobility detenninat ions fnr '.iK cr 
colloidal solution in water over a range of tcnjj jeratm'c. In tin 
3 C. to 40'5 C. In performing these exfjcrimcnts the water 
bath in which the velocity tube was always sujjjiortcd was 
heated and the water constantly stirred ; the temperature Wici 
maintained constant at anyone time by the use of an ordinary 
thermostat The sensibly constant value of tyii is in gonti 
accord with the requirements of the velocity formula. 

These experiments also indicate the primary importanre* of 
taking account of the temperature in this work j a neglff't the 
influence of changing temperature in any form of apparatu-, for 
measuring the^ velocities leads to bewildering results.''' 

7. The effect of the medium . — Linder and 1‘icton ‘ first stijp 
gested some interaction between the liquid metlium aiul the 
particles: “Experiment seems to show that if a solution is 
basic or tends to break up so as to leave a free base active, the 
motion is to the negative pole. If the solution is aci«hV, w 
tends to break up so as to leave a free H ion active, motion 
is to the positive pole. ” 


10 
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On account of the inadequacy of a purely physical explana- 
tion of the cause of the charge possessed by colloidal particles, 
Hardy was led to account for the phenomena from a chem- 
ical point of view. In the samples of globulin tabulated on 
p. 143, acid globulin gives cationic solutions, while basic 
globulin gives anionic solutions. 

A consideration of the classification of the Bredig metallic 
hydrosols and alcosols, given on p. 133, sheds light on the 
influence of the medium. In the results given on Table XVIII 
one is struck with the fact that the particles of the electro- 
positive oxidizable metals are all positively charged, while 
the electro-negative non-oxidizable metals give negatively 
charged particles. When we recall that iron in such solutions 
appears to form the hydrate, and that the particles bear a 
charge of the same sign as the particles in chemically pre- 
pared colloidal solutions of ferric hydrate, one is justified in 
suspecting that in the cases of iron, bismuth, lead, and 
copper the process of manufacture of these electrically pre- 
pared solutions involves the production of a certain amount 
of the hydrate of the metal Such an hypothesis at once 
suggests an analogous action on the part of gold, silver, plati- 
num, and mercury, viz. an interaction between the metal and 
hydrogen — a view to which the already known existence of 
a hydride of platinum would lend some colour. 

This explanation was first offered by Hardy Consider 
the hydrosol of a metal such as platinum. The colloid par- 
ticles are negatively charged, they are anionic in character, 
and the charge is due to a reaction between the metal and the 
water at the moment of formation of the hydrosol whereby the 
hydride PtH is formed which ionizes in the sense 

PtH $ Pt' + H*. 

The chief number of the ions Pt' are in the form of masses 
so large as to have the properties of matter in mass, they are 
not of molecular dimensions and they form an internal phase. 
Ionization is a phenomenon of the surface of these masses only. 
It confers on the particle its electrical charge, and it is in 
this case the ‘ incomplete chemical combination ’ which Lord 
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RaylciY^h rei^arcis a-^ tlit: Hourceof contact differences of f)Otcn- 
tial to which I referred in ari earlier paper. In reactions, there- 
fore, an elcctrofirrsitive colloid is a weak alkali, e.g. hycirosol of 
ferric hydroxitle, and an elctctrcauypative colloid a weak acid, 
e.g. silica." 

llie suggestioiH givon l>y tliese results for the hydrosoLs 
arc strenothenerl by tlie ohservalitais rai colloidal sidutions in 
the alcolioh, \vhit:h we may call, after Clraham, alcosols. Pure 
methyl ahodiol ami fnire eth)*! alcohol were used in the pre|>ara- 
tio!i instead of water. 

Although rt‘i.malcii trials were made with the metals gold, 
silver, and jdatinum, the writer has never succecrlerl in getting 
them tci remain syspendc'd in either e»f these alcoluds, Ort the 
Ollier hand, the metals leari, tin, and /.inc ffjnn s<dutions in botli 
of the akadiolH* while with methyl alcoliol solutions were also 
(»htaiiicd wil!i bismuth, iron, aiul ojpjier. In all these solutimis 
th«: parikdes movefi If* the nc|pa.ive electofde iii an eleedric helfl, 
i.en iliey are posit i\ady rharged. 

Viewing these results in the ligfit of the tdannical naiun,: 
of tin: alcohiiis, the former suggest it »n as to tiu.! interaction 
bctiveen the !k|uid medium am! the cnetals is stretigtluuicd, 
Allhtaigh these akiahf*!s hav«’ a neutral react km, tliey act like 
weak bases in cssinbining wdth acids to form salts, or, in other 
worcis, they have an easily rcjilaceable C)II group, llie easily 
oxidizable rrielal-’-. wsailrf thus ber able to form at least a surface 
coat of Iiydrat«% ivliik: the metals gold, fdalinum, ami silver, 
the crxisleiicc: of" which in a collokia! stale flepends on a 
rc|dacea!ilc Iiyrlrogeii in the Ikpiirl, esannot form in the 
a! cola 4 s. 

A slil! fiirllicr test of this hypilhesis is afforded when one 
uses as the lif|iiicl merliuiii a faibslance wdttcli has a rej.ilamihle 
li and iwl an C,)IL Aiiliyflrous acids might bt: used, but there 
is gfisil difticiilly in keeping iheifi free from winter iiimI, lii is 
well known, eleclmlyles containing acids have eKtremely strong 
power of cciagiilalifig soluticms. Kthyl miilcmate (Sfierice is 
a lir|iiid which fiiltils the c«#ndition of having a replaceable hi 
When filalifitiffi, gold, arid silver were sparked uriderrieiilh this 
lii|iiifi, \xxy slatilc co!h»idal sr.ilylions wwe obtained ; tliosir of 
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the first two metals named are apparently as stable as the cor- 
responding hydrosols, while the gold solution coagulates at the 
end of a month or so. These particles were all found to bear 
a negative charge, similar to those of platinum, silver, and gold 
in hydrosols. When the other metals, bismuth, lead, zinc, and 
iron were used, a colloidal solution in ethyl malonate could 
not be obtained. 

On sparking with silver electrodes in pure anhydrous ether, 
1 ^) 20 ^ a colloidal solution was obtained, the particles of 
which possess a negative charge as shown by a slight motion 
under the influence of an electric field. Lead electrodes did not 
give a colloidal solution in ether. 

In the accompanying table are given the values of the 
potential differences between the particles and the medium for 
the solutions in the alcohols and ethyl malonate in comparison 
with the hydrosols. 


TABLE XXL— VALUES OF V IN VOLTS. 


Metals. 

In water 
KssSo. 

In ethyl 
malonate 

K = 10*6. 

In ethyl 
alcohol 

K = 25-8. 

In methyl 
alcohol 
Ks= 33 . 

Platinum . 

-•031 

-•054 



_ 

Gold. 

-*033 

-•033 

— 

— 

Silver 

~ *036 

~ *040 

— 

— 

Lead 

+ •018 

— 

+ •023 

+• *044 

Bismuth . 

+ *QI 7 



+ *022 


This table shows a surprisingly close agreement among the 
differences of potential between the particles and the liquids. 
Taking into account the wide differences between the specific 
inductive capacity, say, for water and ethyl malonate, we can 
deduce that the charge of electricity on the particle of a given 
metal must be much greater in water than in ethyl malonate ; in 
other words, the interaction between the particle and the solvent 
seems to be dependent on what may be defined as the ionizing 
power of the liquid. It is further interesting to note that these 
values for the differences of potential between the particles and 
the liquids are of the same order as the value found by Perrin 
for the difference of potential between chromium chloride 
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ciia|)!int|:jm aivl slightly aci<iulatcd water (-025 volt), and also 
agri:i*s in thi! same way with Helmholtxs values for the differ- 
ent: t: nf [Kitential he*tween very dilute aqueous solutions and the 
walls glass tul'ics in which they were contained, if the correc- 
tions are made by iiUroducing the value for the specific induc- 
ti\*e cafcacity of wat(-!n 

8 . I'htumAitul ce//.v/V/c/vi//e//.v.~Tliere is [)ractically unan- 
imity ill the opinion tliat these jiarticles in colloidal solutions 
are enclosed fiy a double electric layer, the electricity of one 
sign on the siniiu e < 4 * ttui particle being in equilibrium with 
ail er|ua! afiiount of electricity in the layer of liquid immedi- 
atfily surrouiidifig the fiarticle. It is a matter of doubt how 
this dou!>!e layer is former 1. 

hollowing thi: c^pinion given by Quincke regarding 
sus|M:nsians of microscopic particles in liquids, many writers 
liave been content tf> \‘icw the phenomena as an effect ex- 
pressetl by tfie term ‘^contact electrification’’; the particles 
hxcnm*. ciiarged by the ruld>ing of tlic moving particles of the 
lifjiiid itself against the susiHinded particles. 

recent work of I’erriid*’ lias produced results which 
throw coiiHirierable liglit on the phenomena of electrification by 
contact l:H:tween lic|uick and solids. By measurements of the 
edecirie ci.Hinrise of !ic|inds through diaphragms of various 
irialtirials he is lird to these two law.s 

( I Electric osmose is only ajipreciablc with ionizing liquids ; 
or, in other words, ionizing liqukis are the only onc.s which 
give siroiig electrification by contact. 

( 2 ) In the absence of |K>lyyalent radicals, all non-metallic 
siibslances become fiositive in licpiids wliich are acidic, and 
negative in lif|uifls which arc basic. 

In ex|ilairiiiig thesii results he suggests the hypothesis 
llial a positive: electrification of a wall bathed by an acidic 
liquid is fiirmed fiy li ions situated in the stationary liquid 
layer iniiiicdialcly contigyrms to the wall Opposed to it at 
a small rii, stance there wall be a corresponding excess of nega- 
livt! i#}|iH forfnirig arif»ther layer. When the wall assumes a 
■riegali%a.* charge it; h on acerjunt of similar action of the OH 
ions. It is foiiiid that H and OH ions move much more 
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quickly than other ions ; if then we explain this high velocity 
by assuming that they are smaller than other ions, we should 
expect them to penetrate nearer to the boundary of the liquid 
and so muster at the limiting layer of a liquid an excess of 
electric charges of one sign. Although the analogies between 
this phenomenon of electric osmose and that of the coagulation 
of colloidal solutions undoubtedly help in explaining the 
latter, the formation of these solutions can hardly be credited 
to merely physical diffusion of the H and OH ions. As we 
have seen from the sign of charges borne by particles in 
solution, it is those which appear to depend on a replaceable 
H which are negative, while those depending on a replaceable 
OH are positive. ^ 

The two views are given thus by Noyes ; — 

In regard to the cause and character of the electrification 
two assumptions deserve consideration ; one, that it is simply 
an example of contact electricity, the colloid particle assuming 
a charge of one sign and the surrounding water one of the 
other. This correlates the phenomena of migration with that 
of electric endosmose. It does not, however, give an obvious 
explanation of the facts that the basic colloidal particles be- 
come positively charged and the acidic and neutral ones 
negatively charged. The other assumption accounts for these 
facts. According to it the phenomenon is simply one of 
ionization. Thus each aggregate of ferric hydroxide molecules 
may dissociate into one or more ordinary hydroxyl ions and 
a residual positively charged colloidal particle, and each aggre- 
gate of silicic or stannic acid molecules into one or more 
hydrogen ions and a residual negatively charged colloidal 
particle. . . . To explain the behaviour of neutral substances 
like gold or quartz by this hypothesis, it is necessary to 
supplement it by the assumption that in these cases it is the 
water or other electrolyte combined with or absorbed by the 
colloidal particles which undergoes ionization. It seems not 
improbable that there may be truth in each of these hypotheses, 
contact electrification occurring in the case of the coarse sus- 
pensions and ionization in the case of those which approximate 
more nearly to colloidal solutions.'^ 
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C'c-iriifiiirini.^ ihc results given for the signs of the charges 
lioriic by the fiarticles in different solutions, we have the 

fnl lowing : 

1) Water (fW , OH”) can form two classes of colloids, 
the partic!t*siif whit:h are respectively positively and negatively 

charged 

0?^ Ke[da<i’ng the inobile H ^ by the groups and CH<j, 
to fcjrni tlie alcohols, seems to destroy the power of forming 
Hid lit ions with nc'gatively charged particles. 

f j luhyl rnalonate Of {/(X)OCUi^,).^, which has the mobile 
H, readily ffirniH those solutions containing the negatively 
diargeri particles and those only. 

It is cn'iiieut that the feuanation of the solution depends on 
the chemical nature of the solvent. Thi.s leads to the follow- 
ing theory of the constitution of the sc^lution 

(i, In the case of gold, silver, and platinum in water or 
ethyl rrialonate, wc have an incomplete chemical combination 
\vith the liijuid : thus for platimirn and water we have the 
fajiiatir^n 

//Ft 4 H dOH OH. 

Ill analogy with Nernst’s hypothesis of the solution 
prcHsure of melals in contact with an electrolyte, we may look 
iijMifi the {dalinumdiydrogen aggregate as dissociating slightly 
so as lu form an atmosphere of positively charged hydrogen 
icuis about the negatively charged colloidal particle. 

"2) With the rither metals in water or the alcohols, we 
iiave a «:o'rreHjioiiding hirmation of the hy<Iroxide, thus 
Fb 4 H ‘ .OIH- (Flv.OH-) 4 H. 

i'iy sligiit iii.Hs«x:ialion of the aggregate (l/b,*. OH) we obtain 
a priviiively charger! colloiriai particle surrounded by a layer 

of OH *'■ ions in the licpiid. 

O, C:iirnIf$ii0M qf rharRt m cdlmial parikles.— lht, exact 
ciilciilalififi of the Vriliie of the charge on a colloidal particle 
has not been satisfaclorily carrier! out, but it is of interest to 
einifiierate t!ic: methorls which have been suggested. 

H } Approximations to the value of this charge have been 
siiggeslcf! by the use of formuhe 4 and 5 (p. 137), viz. 
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c ..3 


V . . K aiui V 

ti a 


4ir t|r 
K ' X 


where* we may recall* 

e the charge on a colloidil particle* 

V ^ the difference of jKitcntial between the particle and 

the medium, 

a ^ the radiini of the jjarticle* 
d the distance between the I lehnlK.ill/, layerH, 

K the s|>ecific inductive cajacily of the liqiiid, 

/ the measure t)f the facility of slipping, 

7j the viscosity of the licpiid* 
sa the mobility of the |>articka and 
X the applied electric fichl 

In the use of these formula* im exact calculations we are 
quite in doubt as to the v’^iducs to pul in for ti and / ; it is also 
a question as to tlie value fif K tfj be iiscfl tecause it should 
be the K belonging to the medium scfiaraling the iiositive and 
negative Helmholtz, layers. 

Ixwis^^ has used the former formula the cakiilalion of 
the charge on {mrtides of oil emulsion rneasiircd by himself 
and silver particles measured by the author. In thi:; former case 
he obtains ^ 4 x 10 electrosliitk units and for the latter 

» 8 X 10 e,s, units. Using the seconc! fornmili above, 
Ixwis calculated for Burton’s siK*er sol e ^ $ n io“* es. units, 
considering / » d. In the latter case, as Ixwis ptiiitls out, 
the i calculated may be merely the efieclive charge on the 
particle tending to produce motion. 

(2) A second method was siiggesled by the author as a 
result of work on the coagulation of silver coikiidal soliiticiii 
by aluminium sulphate (see next diapleiv. Il appeared from 
mobility measurements that, as increasing ainoiniH of flic salt 
ivere added to a given sample of silver sol, the charge tin the 
colloidal particle became less and less, reacJictl zero value and 
afterwards changed its sign. Aisurning that when the charge 
becomes zero, all the aluminiiiiii ions addrcl arc Isikiiig part in 
the discharging action, we may cakiilale the fnnilive charge 
required by each particle to neiilritlizc its negative chiirge. 
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[S 3 X particles of silver per 100 c.c. of sol required, 
)rding to these mobility experiments, 26 x gi^nis. of 
ninium ions which carry 0*289 coulombs of charge; there- 
, each particle would account for 9*6 x 10 coulombs or 
roximately 2*8 x 10*”" e.s. units. Here, again, we are 
ted by our lack of knowledge as to the truthfulness of our 
irnption. 

(3) The most reasonable method of approach to this 
[e, i, is suggested by use of the formula generalized 
.1 Ferritins distribution law.**^^ We have the uniform con- 
nation of fjarticlcs in a colloidal solution given by the 
ation 

V ld—7E£ V(d- w)r' 

n ^ , .. or r ^ 

k . k . n 

:re n the number of particles pet c.c., 

V the volume of each particle, 
id zv the density of the particle and water respectively, 
e the charge of the particle in e.s. units, 
g constant of gravitation, and 

i a constant depending on the repulsion between the 
particles. 

may look forward to the calculation of k mathematically 
the consequent exact determination of e. 

For example, for the silver particles referred to above 

2 / 2 

^ , ID'**” or e a/— * lo*’® e.s. units. 
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CHAPTER VIIL 


COAGULATION OF COLLOIDS. 

I. By Electroi^ytes. 

P'OR several years experiments have been carried out on the 
coagulating power of electrolytes added to colloidal solutions. 
Scheercr^ (1852) found that turbid aqueous solutions of 
whatever chemical nature were clarified by the addition of 
strong acids or one of the salts of a strong acid. Faraday ^ 
(1856) noticed that his chemically prepared gold solutions 
changed colour on the addition of salt — a phenomenon which 
he correctly ascribed to an increase in the size of the particles. 
Crum ^ {1854) found that the acid or salt necessary to 
coagulate colloidal aluminium hydroxide was absorbed by 
the precipitate. When Graham^ first discus.sed the division 
of materials into crystalloids and colloids he noted as one 
of the imjjortant characteristics of colloids their relation to 
added crystalloidal electrolytic solutions. He says : The 
colloid, although often dissolved in a large proportion by its 
solvent, is held in solution by a singularly feeble force. 
Hence colloids are generally displaced or precipitated by the 
addition to their solution of any substance from the other 
class.^' About the year i868, Jevons*’ completed hi.s micro- 
scopic experiments on the Brownian movement of particles 
in suspensions; he observed that this movement persisted 
parallel with the stability of the susf)ension. The addition of 
acids, alkalis or salts, independently of their chemical con- 
stitution, caused the cessation of the Brownian movement and 
coagulated the suspensions. These results led Jevons to 
suggest that the particles were electrically charged. This 
microscopic work was carried further by Gouy ^ (see chap. IV.). 

*55 




156 p/fvs/cAi. pRoPKirnas of onjj^nhn. so/jthws 

Stingl and Morawnki" (1879) ohserveci in a sulphiir sol under 
the microscope small roniici IkkIics which they took to be 
bubbles filled with water. They iKihevcd tliat the adciition of 
a salt solution caused diffusion of the salt into the bubbles 
and, as a consequence, destroyed tlie mf^tion ; the stopjHiig of 
the motion allowed the Inibblen to unite into larger cotiiplexes 
which were then drawn to the bottom of tfie vessel 

These early researches really open up all tire questions 
which modern work has tried to ariswer : vh. the powders of 
various electrolytes to coagulate different colloidal solutions, 
the relation of the acldition of the electrolyte to the charge on 
the particles and to the surface tension between the particle 
and the medium, the details of tlie process by which the 
particles tinite to form the coagulum as revealed by the 
microscofKj and by the colour changes of the sol, the effect 
of the absorption by the coagulum of part of the electrolyte 
added, and the relation of hydrolysis and chtfmica! combination 
to the coagulative action. 

We shall discuss the infiiience cif adder! electrolytes under 
the following heads 

1. Coagulative powers as dctermiiierl experimentally by 
precipitation ; 

2. Klectrokinetic effects and the theory of the isoelectric 

point ; 

3. Parallel action of electrolytes in eleclro-enciosmose 
phenomena ; 

4. Direct observation of the effecti liy the iiltramicroicotjc ; 

5. Changes caused in the physical |iroj:>erlics, e.g. colour, 

viscosity ; 

6. The function of the jjtirlicifi of Ifie salt entrained by 
the coagulum. 

7. Critical review of the present attiiiicie tci electrolytic 
coagulation. 

As already pointed out in chapter IL, the separation 
of colloulal solutions into sii*i|ieiwoi 4 s aiid cmtilsoicis is 
markedly justified by wide differences in sensilivcnesH to 
added electrolytei. As m general rule, su^pitiisoids arc pre- 
cipitated by extremely small ariflitinns of electrolytes, while 


COAGULATION OF COLLOIDS 


157 


the emulsoids are affected by comparatively strong solutions 
only. Relatively little work has been done on the latter 
class: according to Spiro, the precipitation of emulsoids 
can be adequately explained as a separation into two phases, 
one a solid phase, rich in the colloid, poor in salt and water, 
the other a fluid phase, rich in water and salt, poor in the 
colloid, the action being exactly similar to the salting out of 
alcohol from a mixture of alcohol and water by the addition 
of magnesium carbonate. 

Electrical precipitation is distinguished from salting out 
in the same way as is the precipitation of calcium from a solu- 
tion of the hydroxide by potassium sulphate to the precipitation 
of potassium sulphate by calcium sulphate as the double salt 
KjSO^ . CaS04 . 4H2O. In the one case the precipitant is de- 
composed, in the other case it is not The precipitation of 
electrically active hydrosols is distinguished also by the small 
concentration of electrolytes necessary to produce the change, 
whereas a high concentration is necessary to salt out'’ (Hardy 

By far the most interesting results, both practical and 
theoretical, are afforded by the classes of solutions sensitive 
to small concentrations of electrolytes. 

I. Coagulativi powers of electrolytes , — To a given volume 
of colloidal solution is added a quantity of electrolyte sufficient 
to produce coagulation (precipitation) of the disperse phase; 
if the molecular concentration of the electrolyte in the mixture 
be r, then i/r is called tlie coagulating power of the given 
electrolyte on the given sample of the colloid. Among 
several samples of the same colloid one should express the 
coagulating powers of different electrolytes in terms of the 
necessary concentration [>er grm. of the disperse phase per c.c, 
of sol. 

Two remarkable results are evident on comparing the 
coagulative powers of various electrolytes on colloids of 
different kinds ; first, the coagulation depends almost entirely 
on the ion bearing a charge of sign opposite to that of the 
colloidsd" particle, and, second, with solutions of salts trivalent 
ions have, in general, immensely greater coagulative power 
than divalent ioits, and the latter, in turn, much greater than 
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TABLE XXn.---C<)A(a‘l«ATlC)N Ol* AKHENIOUS 

SUi,Flin>E fOitwaicl^l. 

k -i- tiiilligram-atomi cationn per litre mttnmtf to catsic criagiilation, i.c. nwnbers 

pr«|K>rtionaI tu the fiiimlicf tif mtmm ritceuMry. 

Uf4JVal,r.M1 


EI@fetr«Syie. 


k. 

Emiitr ARil Psii«r,.w 
k. 

VtmailhhM | 
A, i 

Acetic acid 






tii H.PO. . 


ca, 


i 

4 Oxalic acid . 


ca. 



1 


ca. a57 



t/j Citrate 




Ifi 

K Acetate 




iiri 




fi.fi 


f.iNOg . 



lO^’O 

» 

IdCI 




58*4' 

4 K,Ee(CN|, . 


tHra 



Na Acetate 


*50.1 



f K.S«4 


151 *a 


hyli 

1 Oxalate . 

» « 

l.|l "i 



KNO3 . 


II7*A 

1047 

50'ri 


• * 


IJ7“4 

Kl . 

« • 

107'J 

irrj*3 


Nal 



117*11 

« 

4 Tartrate . 

1/3 K/efCNL 
NaN{5, . 


riHM 


«« 






100*4 

IPi'H 


KCl 


1 

(97‘J) 

-l^'S . ; 

KCKX . 
NH4NO, 

» 9 

(^rj 



* » 

mi ‘3 

71*9 


NHJ . 

• » 


’ 75 ’9 

- » j 

NfLBr . 


; 

73 '9 : 

. j 

NII^CI . 




: 42M 1 

KBr 


Hrs 

101 *0 

NaBf 


«... 

IflQ’0 

I « ; 

NaCI . 


80 *d 

: |rr|7 

: 5*’« i 



j mr 4 

; 95 

m'\ : 


1 • hti'n 

! 57*5 

92*4 

S7’S 

yrt ! 

HCl 


1 49*4 

i 5»7 1 


HI . 

« « 


I 57 ‘S 


HBr . 


! 

; |ll*0 

1 

Guiniddinnltrai 


1 


lS*4 1 

i 


«-j9 

1 f6t» 

2. I 

Strychnmniirat 
Antllncldorid . 



1 •*». ; 

8*11 ! 

: 2'53 t 

p-Chlorantlirichloride 


1 »,« ; 

; I’oi 1 

Morphiiichlorid 

# « 

s 

1 i 

i 0*4*5 j 

Neyfuchiln , 

• 


— 1 

«i*t 14 1 

1 


•Schulie not give these fitimli«ff tmt In ilte Tallies I lia* lieen cal- 
culated from his result#. Linder iod Bictort incfcly give relative rtiulti, {aktng 
k for aiuroimuiii chloride m unity. Tlieir rciiiiis liecn fetalculated by 
making the vilue of I lor potMt^min elite ide iltc mmc for Linder and 
Heton'i f esulii m iliai given by 8cliiilie%. 
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univalent Acids and alkalis in particular cases act more 
strongly than the corresponding salts. 

Systematic work on this phenomena was first undertaken 
by Schulze'^ and Linder and Ficton^‘^ from a chemical point 
of view. Ihe coagulative powers of different salt solutions 
were determined by the former for arsenious sulphide and 
antimony sulphide, and by Linder and Picton for arsenious 
sulphide; their conclusion was that this coagulative power 
depended solely on the valency of the metal ion, i.e. the ion 
bearing a charge opposite to that on the sulphide particle. 
As these results have played a prominent part in recent 
consideration of this important phase of colloidal work, there 
is collected in Tables XXII, XXIII, and XXIV comparable 

TABI.K xxni. 


Divalknt Ionh, 


FJectroIytc. 

1 

1 

Schukr.,* 

k. 

kinder ftitd Picton. 
k. 

Ffcundllch. 

k. 

MgSO. . . . 

i 

• ! 

. 1 

3*16 

3*03 

2-10 

o*8ro 

MnSO^ . 


. 1 

2-31 

2*02 


FeSO^ . 



277 

2*02 

»»»» 

C0SO4 . 





ZnS04 , 



rH6 

£•68 


NiSO^ . 


• i 

rHH 

1*65 


CaSO^ . 


• \ 

2*64 

1*60 

. — 

NiCIy . 


. 1 


t*52 


CdClg . 


. 1 


r*46 


FtCk . 


i 


1*42 


Co(NO,), 


* 1 



t '37 


ZnCJg . 


1 


t '34 

0*685 

CaCL . 


, j 

2 ‘06 


0*649 

Ca(HCO^)3 


• ! 

*'95 


Oa Ufg * 


1 

' 1 


1 * 3 * 


MgBr, . 


. 1 


*' 3 * 


CoCIg . 


* 1 


V 2 g 


Sr(NOg)g 




V 2 g 


Ca(NC)||g 


•i 

— I 

1*29 

— 

SrCL 

Cii(NOgh 




raj 

0*635 


- 1 

««. 

raj 


BaCL . 
MgCL . 

Ba(N 5 ,), 


• 

rm 

viH 

0*691 


• 

ro5 

1 X*I4 

rr4 

0717 

0*687 



1 

* i 

* j 


^'954 

0*642 

CdSo, . 


! 


0 * 9^4 


CuSo, . 
CdfNO,), 


' i 


0*91:1 

o*S 99 


HgCl,; . 


“ 1 


0322 


PbClj , 


i 

***~ 

0*225 



See note on p. t$$. 
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results on arsenious Hiilphitie craijtiluticMi as gi%*en by the 
above workers, and also inucfi later by bVeiincllich,^* 

TAWJi XXIV. 

Ti4iVAM-NT htHH, 


lUettraJyfc. 

SiJiul/r.* 

k. 

k. 

FfciiiMlIsch, 

k. 

4 Fe,(SC).), . . . ! 


0*21 ft 

... 

i CrJSO.), . . . 

CrCL . . . . ; 


trt%4 


FeCI, . . . J 


in |ft i 


4 ' 

....... 

wuHu 


1 AbiSC),!, . . . 

0‘i ri 

ir 07 l 


1 LagtlSCbb , . ,1 


^ imy4 1 


1 CCjISC)^)! . . , ; 

i 

1 II'4I7| i 

trmfA 

: : : ! 


' fi’pfta 5 

0'Clf|3 

Cl 0f|5 

NH.I'e{SC).),. . . i 

\ 

* ifom 1 

KCr(S(>,), . . . ' 

trt4t 

tnii'it j 

«»• 

KA1(S().)3 . 

irujf ] 

■\ 


KFdSOJ, . . 


; 


NH^A^SO.), . 

“**• i 

ir0|ci 



One is struck by the remarkable differences which as a 
general rule are apparent in the coagtilalirig |»owcrs of univalent, 
divalent, and trivalent ions. The earlier w^f?rkers apparently 
looked upon the differences existiiig between two ions of the 
same valency as ex f^cri mental errors and were led to suggest 
the two laws indicated abcwe: (i) that the coagulating fiower 
of an electrolyte fiepende«I only on the ion bearing a charge 
opposite in sign to that on the colloida! parltcle, and (2) that 
the powers of univalent,clivaleiil, and Irivalcrit ions were in the 
ratios which may l>e exj>re$sed, as suggested by Wlietliarn ” by 
the ratios 1 :x ix^ where .r is a constant- As imich of the early 
work on coagulation seems to supfMirt this result, it has come 
to be called the Schu!r-e4.aiKler4bTlciii hm of cciiigtiktion* 
Taking the averages in the above tables, excepting the 
anomalous organic salts and timlliiiffi siiipliate, we have the 
following numbers for the ratios 

Linder and Ficton i : 6j : Sdj, 

Freundlich i : 104 :8to, 

Schu!r,e l; 49:810, 

which do not supi^ort the Whclhiiiii suggeiliori of i :x:xl 

noifi 011 p* 15 !, 
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For the sake of comparison with the above, Tables XXV 
and XXVI give similar results for the coagulation of sulphur 
sol (Oden“) and mastic suspension (Freundlich 


TABLK XXV. 

SuLPiiim Sol— O nfeN. 


k, as before, number proportional to the number of ions necessary to cause 

coagulation. 


Electrolyte. h. 


; HCI . 


, « 

6(k>o 

i LiCl . 




; NH^Cl 



435 




6o<» 

: NH^NO, 



506 

i NaCl . 



m 

NagSO, 



176 

: NaNO., 




! KCl 



21 




25 

; KNO, . 



22 

1 KbCI . 



|6 

> CsCl . 




i MgSC>4 



9 ', 


HIcctfolyte. 

k. 

Mk(NO,), . . . 

8-0 

CaCl, .... 

4*1 

C,'i(NO.,), . . . 

4*0 

Sr(NO,), . . . 

2*5 

HaCl, .... 

2-1 

IJa(NO,), . . . 

2*2 

XnSO^ 

75*6 

C(l(NO,), . . . 

49*3 

AlCl, .... 

4*4 

CuS(J< 

9‘H 

Mn(NC),) 

9*6 

Ni(N<).4‘ . . . 

44*6 

UO,(NC)„), . . . 

13*7 


TAIiLE XXVL 


Mahtic SimpKNSinN: FRiumniacn, 


Electrolyte, 

h. 

Electrolyte. 

A. 

NaCI .... 

loao 

ZnHO. 

. . . 

5^> 

AgNO, . . . 

m 

‘62 

HCI . . . . I 
CaC4 . . . . 1 

to 

n 

1 «’-: : : 

FeClg .... 

0 0 

BaCL, .... 


0*3 


We see from these tables that there is no apparent justi- 
fication for any such definite statement of a coagulation law as 
has been stereotyped by the Whetham suggestion that the 
coagulative powers of univalent, divalent, and trivalent ions are 
in the ratio of i :x: where x i.s a constant of about the 
value 30 to 40. Critical examination of the evidence for the 
truth of such a law suggests that the experimental results were 
averaged in a way which later work does not justify (see 
Mines, re emu Isolds and coagulation 

Many writers have shown that, in any given case, a certain 
minimum quantity of electrolyte must be added to a given 

1 1 
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sample of colloidal solution l)eforc any coa|t|ilatiori can set in, 
and that there is always a time element involved in coaipdation 
such that there may be no a|>pari:!it change for some liours 
and then sudden coagulation of the whole solution. 

A critical examination of the results of coagulation ex- 
periments will show that comparisons bet\vec!n tlie work of 
different persons must not l>e tor* rigid l>ccause! the coagulating 
power of any given electrolyte varies greatly with the treat- 
ment of the sample used. As shrnvn !>y tlie work of Spring/' 
Freundlich,^’^ fibber and flordon/'^ Ikiiiie"'* Cyalccki/"^ and 
others, the question as to whether a given coficentration of an 
electrolyte will produce coagulation or not rie|>eiids, within a 
certain range, on how the electrr»Iyte is arhled, e.g. slowly, 
drop by dro|), or rapidly, with very gentle stirring or virdent 
stirring, etc., and on how the mixture is treated ininicrliately 
after the addition, e.g. whether shaken violently. heatc?ri and 
then cooled, heated for some time at the hoi!ing-pr»iril, etc. 
(Weiser and Middleton**')* Naturally we may suppose that 
each experimenter carries out all his observations under similar 
conditions, and consequently that his results may be cmnpared 
with one another, although the numbers determined by one 
worker may not agree entirely with those fi.nmd by another. 

Recent work by Burtfin aiui Bishop (see Kruyt and 
co-workers, and Mukherjee‘*-y- has shown that the coagiilalive 
powers of electrolytic solutions of given concerilrattori whc?ii 
used with a colloidal solution of any given substance dejierids 
very greatly on the concentnition of the colloirl itself. Work- 
ing with solutions of (i) arsenious sulphide, '^2; mastic, and 
(3) copi>er (Bredig) it was found that the variation in the 
coagulative power with the concentration of tlie riisperse phase 
followed three laws 

(1) For univalent ions the concentration of tlie ioii neces- 
sary to jiroduce coagulation increases with decreasing con- 
centration of the colloid— this increase iMriiig very marked 
with low concentration of the colloid. 

(2) For divalent ions the concentration of llie ion iicfcessary 
to produce coagulation is almost constant, i.e. iridepcmdeiit of 
the concentration of the coJloicL 
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(3) For trivalent ions the concentration of the ion neces- 
sary to produce coagulation varies almost directly with the 
concentration of the colloid. 

If these results are found to constitute a general charac- 
teristic of all colloidal coagulation there can be no such law 
as suggested by Whetham (see Burton and Mclnnes^’^). 

2. Elecirokimtic effects of added e/ectrofytes,—] evons first 
suggested that the coagulating action of electrolytes was due 
to the neutralization of a charge possessed by the particles. 
Hardy found that globulin solutions were most easily coagu- 
lated at the point where their charge was zero, i.e. at the 
time when they showed no motion in an electric field (the 
isoelectric point). Following Hardy's suggestion, experiments 
were carried out by the writer to determine the influence of 
added electrolytes on the mobilities of the particles of gold, 
silver, and copper Bredig solutions. 

Billiter,^^ in making similar experiments on colloidal 
solutions of platinum, mercury, silver, gold, and palladium, to 
which he added gradually increasing amounts of various 
electrolytes, found that the mobility of the particle gradually 
decreased and eventually changed its direction, showing that 
even the sign of the charge was changed by the addition of 
the electrolyte. He added gelatine and urea to his solutions 
in order to prevent coagulation. Whitney and Blake dis- 
agree m toto with the conclusions of Billiter, and fail to 
reproduce his results with colloidal solutions of gold and 
platinum, free from gelatine. They assign Billiter's change in 
the direction of migration to the dissolved gelatine. In the 
following ex{>eriments the addition of traces of various salts 
to colloidal solutions of gold, silver, and copper (without the 
addition of a third substance such as gelatine or urea) brought 
about in each case a change in the direction of the migration 
of the particles in an electric field. 

Since, in the case of gold and silver solutions, the particles 
^Ire negatively charged, while in copper sol the particles are 
positively charged, the potent ion in the former solutions 
should be the metallic (positively charged) ion, whereas the 
ion coagulating the copper particle should be that from the 
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acid radicle (i.e, negatively charf^ed). 'Fhe results of ex|)eri« 
ments on gold aiifl silver will be given separate!!}^ from those 
for cc)f)per. 

The solutions used were prcfjared in pure water by 
Bredig’s electrical method, and the rnciliilities were nieasured 
as already described (p. 137;. 

In each case (silver and gold solutions) the im^Iiility was 
measured for the pun* solution : varying c|uantities of alu- 
minium suljdiiatc were then adde-d to fre^sh sam|»!es of the 
stock colloidal solution and the mobility again measured. 
Aluminium sulphate was used because the metal ions being 
trivalent have a large coagulalivct power; if thc!se isms in 
producing coagulation do dinudiish the charge on the |)articlcs, 
a very small addition of aluminium ions should liave a 
f)ercei)tibl<: effect on the mobilil)* <>f tlu! particles, while at the 
same; time th<^ spt'cifie conductivity, and coiisc:c|uent!y the 
current thrtmgh the cfillt>id, is small 

T)DiN aluminium sulphate was adder! rlrojj Iw drop to 
some 40 c.cs. of the colloirial srdution, tin* whole well mixed 
and the mobility measurer!; eacrh experiment was completer! 
in the course of two hours after ariding the electredyte. In 
Tables XXVI 1 and XXV U I thr* inoldlities rf>rrr!s|a»ririing tr) the 
varirais wrrights of aluminium per irrMcrs. of rrrlloifia! solution 
are given ; a grarlual rlecrease in flic rnrdulily anr! fma! reversal 
of direction is shown in each case. The positive sign in the 
mobility column indicates motion of the parlirles trn^sini the 
cathorle. 

Samples of each of the Holutimis to which the electrolyte 
had been added were enclosr^d in test 4 j.ib<*s and flic rapiriily of 
coagulation observed With the silver, sohitiori No. 2 coagu- 
lated within a few hours* No. 3 had selllrd slighdy after 
standing all night, while No. 4 took longer to roagiilale than 
No. 3. With the gold, .solutions Nos, 2 and 3 both coagu- 
lated at the end of a (ew hours, while No. 4 had not 
comf)leteIy cr^agulated after standing for four days. In each 
case the i>ure solution was stable inclcfinitidy. 

These results point finite clearly to the exisleiice of an 
isoelectric fjoint for .such solutions, for it is cjiiiie apparent 
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that the particle {)asses through a state of maximum 
instability at the time when its charge is changing from 
negative to positive. Fig. 16 illustrates the results recorded 
in Tables XXVII and XXVIII. 



r 

2 

3 

4 



TABr.K XXVII.— SILVER SOLUTION. 


Amount of silver per loo c.cs. 6'5 nign. 


Cinti'i. af A1 |ier 
100 c.c*. 


c» 

14 X ID •' 
3H X lO' ** 

77 X 10 


Spec, conductivity 
of Holution ut iH " C. 


2H'5 X It) « 
207 X 10 
303 X 
31*0 X ro 


Mobility at; i8" C. 


— 223 X 10 *^ 
7*2 X TO ^ 
-I* 5*9 X 1C> ‘^* 

-P 13*8 X io‘“® 


TABU* XXVIIL— GOLD SOLUTION. 


Amount of gold per too c.ch. •'« 0*2 nign. 


Grm?i. of A! i^cr 
100 c.cs. 


Sp«:« . comluctivity 
of nolutiun at iH" C. 


Mobility at iH” C. 



o 

jfQ X to *' 
38 >: lo 
63 X I O' 


3-6 A to 

5*2 X to 
hi) >: 10 ® 
n*6 X 10 “ 


— 33 X 10 

- lyt X to 

4 - 17 X ro 

+ urs ^ o 


A very striking re.sult of these experiments is the fact that, 
after pa.ssing through the isoelectric point, an increase in the 
quantity of electrolyte added produces an increa.se in the 
stability of the solution.'*'^^ When the minutest trace.s of 
aluminium sulphate are aflded to the colloidal solution, it 
appears that all of the aluminium ions go to decrease the 
charge on the particle, and when aluminium is added in 
quantities just .sufficient to neutralise that charge, coagulation 
of the particles is most rapid. When, hcjwevcr, the electrolyte 
is added at once in exces.s of this quantity, the jgirticles act as 
absorbers of the metallic ions, and the charge on the particle 
is thus changed at once from a large negative to a large 
positive one ; this positive charge on the particle induces the 
.same stabilising effects as the negative charge, and so main- 
tains the colloidal particles in the state of fine subdivision. 
(See papers by Buxton and co-workers, and by Niesser and 
Friedemann and by Bechhold/*’) 
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A more complete sericH uf similar experiments were 
carried out on the cop|.>er colloidal solutioiLs. They deal 
with, first, the effect of solutions of two salts havinfj the same 
acid radical and, res{>cctivcl>% a monovalent and a trivalent 
metal, viz. potassium sulphate and akniiiniuin sulphate; and, 
secondly, the effect of solutions <)f salts havinf^^ tile same metal 
ion and, respectively, momwalent, divalent, and trivalent, 
acid radicals, viz. pt>tassium chloride, potassium su!|)hate, 
potassium pliosphate, and potassium fcrricyaiiide. 

A typical scries experiments on the effect of each of the 
electrolytes was as follows: llie mobility of the particles in 
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the pure copfxjr solution was first taken, gradually increasing 
quantities of the chosen electndytic sohition were ..then added 
to fresh samples of the stock coj>f.icr solution, ancl the corre- 
sponding mobility measured each time. The m&mmnmnt of 
one mobility was usually completed within caie hour of the 
addition of the electrolyte. 

In order to illustrate the relation between the ituiiilier of 
molecules of the various electrolytes added per c.c of the: 
copper colloklal solution and the resulting incibiiity of the 
copt^er I'larticles, all of the results are brought together in 
Table XXIX and illustrated in the cur\’es in Fig, l/. 
Column II gives the normality, in res{m:t of the dectrolyte, 
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TABLE XXIX.— Rl^LATION BETWEEN THE NUMBER OF NEGATIVE 
IONS ADDED PER C.C. TO THE COPPER COLLOIDAL SOLU- 
TIONS AND TPIK RESULTING MOBILITIES OF THE PARTICLF.S, 


Numbers 


Solution. . 

j 1 

Normality : 

; no. -molt*, per c.c. 

tional 
number 
per c.c. 

to the 
of ionii 
Crnn.- 

Mobility at C. 





ionn per c.c. 




KCI ; r 


0 


0 


4- 24*9 

X 

10 ® 

2 

17*0 

X 

TO ® 

1:7*0 X 

TO « 

+ 25*7 

X 

10® 

3 

38*0 

X 

TO 

38*0 X 

10 « 

4 * 26*2 

X 

ro ® 

4 

74 *a 

K 

to 

74*0 X 

10 “ ** 

4- 22*8 

X 

xo ^ 

5 ' 

154-0 

X 

10 « 

154*0 X 

10 

4- 18*7 

X 


K,SO,: I 


a 


0 


4 - 25*4 

X 

10 


77 

X 

TO « 

77 X 

TO « 

•P 25*3 

X 

10* ^ 

3 

19-2 

X 

10 “ 

19*2 X 

10 ** 

4“ 24*0 

X 


4 

3^*4 

X 

TO” ** 

3«*4 X 

TO « 

- 4 - 21*8 

X 

J-O- B 

: 5 

gO'o 

X 

TO « 

96*0 X 

10 

4 " 14*4 

X 

10“*'' 

6 ■ 


X 

to 

153*0 X 

10 ^ 

-f* 0 *0 

X 

JO ~fl 

AIy(S()4)g • ^ 


0 


0 


4 “ 23-4 

X 

10 • « 

2 

4-6 

X 

TO 

13-8 X 

10 ® 

4- 21*5 

X 

JO B 

3 ^ 

9*2 

X 

TO ^ 

27*6 X 

10 

+ 19*2 

X 

JO- B 

4 ■ 

xH-3 

X 

TO « 

54*9 X 

10 ® 

4 - 18-5 

X 

I0"« 

K^Vi\ : t 


0 


0 


4 * 25*4 

X 

TO ^ 

2 

3-6 

X 

TO 

1 3*6 X 

lO” ** 

4 - 21*5 

X 

ID 

3 

7-2 

X 

TO ^ 

7*2 X 

10 « ! 

4. 16*8 

X 

10 

4 

X 4*4 

X 

10 « ' 

i * 4*4 X 

TO “ 

1 3*4 

X 

TO 

' 5 ■ 

21*6 

X 

TO ■** j 

j 21*6 X 

TO '* 

- 4*8 

X 

XO- ''' 

: 0 ' 

32*H 

X 

to « ; 

32 *« X 

10 

•“ 7*9 

X 

10 

: K^(FeCy«)o: 1 ; 


0 

1 

j 

1 

1 « 


4 * 3 C >"4 

X 

JO- 6 

i 2 ! 

3*55 

10^ 1 

7*1 X 

10' « 

4- 14*0 

X 

XO 

3 : 

7-15 X 


1 14*3 X 

10 « 

4 * 3 *« 

X 

XO 

’ 4 : 

toy 

X 

lO'*’ 

S 21*4 X 

10 •** 

4- x’o 

X 

XO ® 

' 5 ^ 

* 4*3 

X 

1 

; 28*6 K 

ro 

1*5 

X 

10 *® 

6 ; 

21-4 

X 

10- ^ 1 

1 

j 42*8 X 

10' ® 

- 9-1 

X 

JO-8 

of the mixture 

of the 

colloid and the electrolyte, 

Le. t 


number of grm.-inolecules of the salt per c.c. of the mixture. 
According to the accepted dissociation theory we may look 
upon the salts in these extremely dilute solutions as being 
completely ionized, and so the normality as defined above 
will be directly proportional to the number of ionized mole- 
cules of the particular salt per c.c. However, if we are 
to comjiare the efficiency of various ions in discharging the 
colloidal particles, we must deduce numbers directly propor- 
tional to the number of such ions per cubic centimetre. For 
example, taking the above definition of normality, we may 
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look upon a 3 x lu normal solution of pt^liissium pho,-,|)h,ite 
as ccaitainiiig the same number molecules as iiic mmiber 
of molecules uf potassium ferricyanide in a 3 s lo ” ii<n*nia! 
solution of pfitassiuiii fcrricyaiiidc. liut the latter sf)liit!on 
will contain twice the number of FeC*}V, ions that, the huiiiCT 
contains of FC.)^ ions. Conse(|ucnt!\\ in Coltiinii III are 
written the numbers directly pn^poi lituial to the miiiiber of 
acid radical ions |>re.sent j)cr cubic centimetre ; of course, 



those numbers c;ipjr>sile alumiiiiimi siilfiliale and polassitiisi 
ferricyanide are the only ones which will differ in the tivo 
columns. In the last column are copieil the various riPs!,ulilieH 
in cms. per sec. per volt |jer cm. 

The curves in Fig. 17 are drawn with the riiobililii:..s m 
abscissae and the numbers priiportioiial to the iiiiiii}a:r of iniis 
per cx. as ordinates. The very marked overlafijiiiig cT the 
curves for potassium phosphate and hrrkyimhh iit 
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once suggests the fact that the two ions PO4 and FeCyg have 
the same power of reducing the mobility of the copper particle 
and, therefore, of producing the coagulation of the copper. 

Although the experiments on aluminium sulphate were 
not carried out as far as those on potassium sulphate, never- 
theless the corresponding curves show a remarkable coincidence 
in the region common to the two. 

These latter two curves have an additional importance in 
that they show that the action of the SO4 ion is practically 
independent of the metal ion. Since aluminium is trivalent 
and potassium monovalent, if the metal ions exerted any 
marked influence on the copper particle, we should expect 
these two curves to be very far apart. 

Again, comparing the five curves, one has the very 
strongest evidence of the great differences in the powers of 
monovalent, divalent, and trivalent acid ions to reduce the 
mobility of the positively charged copper and, consequently, to 
produce coagulation. Examination of the curves will show 
that the mobility results indicate that the ratios of the powers 
of various acid ions to reduce the mobility of the copper par- 
ticles are not very far removed from the observed ratios of the 
powers of the same ions to produce coagulation. 

3. Action of electrolytes in electro-endosmose , — The intimate 
connexion, already pointed out, between the motion of the 
colloidal particle in an electric field and the phenomenon of 
electro-endosmose has led to the examinatioq of the effect of 
electrolytic solutions containing ions of different valencies on' 
the latter phenomenon. Extensive researches on this point 
have been carried out by Perrin,^'^ Elissafof,^^ and Briggs.^® 

Perrin measured the rate of flow of a given liquid through 
a porous diaphragm when a potential fall of about 10 volts 
per cm. was maintained across the diaphragm. The various 
diaphragms were made in the form of cylinders about i *S sq. 
cm. cross-section and from 10 to 12 cms. long by packing the 
material in a glass tube. The liquid was drawn by the current 
towards one or other of the electrodes, depending on the com- 
position of the liquid, but independent of the insoluble material 
of which the diaphragm was made ; the substances used for 
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the porciUS diaphragm were the fcjllowiiig: aluiiiiniuni fixide, 
naphtlialcnc, chromium chloride, silver chloride, ktriiiiii suh 
phatc, boric acid, sulphur, sah>l, crarboriiiidurn, gelatine, cellu- 
lose, silex, r.inc sulphide, calcium carboiiatc, powticrc<! glass, 
Ixirium carbonate, and mangancHc trioxide. He loiind that 
only ionizing licpiids (those witli a high dielectric constant) 
gave a|>i')recial>Ie clcctrt^-osmrjsis, and that of these lic|ui(is a 
medium feebly acid gave a pccsitive charge to the walls of the 
diaphragm (i.e. the licjuid irun-ed toward the [Kisitivc electrode), 
while in a medium feebly alkaline the walls tiecatne negatively 
charged, the: litjuid positively charged. He tried tlie effect of 
adding various electrolytes to each iiqiiid mislium and found 
that the charge given to the walls was usually diminished and 
then reversed in sign. i*articu!ar!y strong cffctls were shown 
by the stnmg acids and bases, and !ry solutions of salts with 
j)oIyvalcnt ion.s. 

“ The electric iKitential of any wall wdialever in aqueous 
solution is always raised by the adtiilitui Iti tfie Miliilion of a 
monovalciit acid; it is always lowered Iry the addition of a 
monovalent base, 

** Having given a liquid which gives to a wall an electrifica™ 
tionof a certain sigir, the addilkm to this licjuid of a polyvalent 
ion of the ci|>|Kisite sign diminishifs greatly the tdeclrificalitin 
of the wall and sc.>metiines evtrn reverses the sign, tlie c*Ierlrifica“ 
tion then obtained being, iiowever, generally iriudi l^elow^ that 

given fry the ions H'*" and Ol'I I**inlher, tlie iiifliieiice of 

divalent ions is generally very iiiudi less than llie iiifliieiice fjf 
trivalent ions, which are in turn much weaker tliaii ielrav«i!eiit 
ion.s/' 

The latter statement is a geriera!izati<.iri from €X|jerinieiits 
on the diaphragiriH iiieiilioiied above willi the foliowiiig 
electrolytic solutions: lanthaniiiig bariinii, caiciiiiii, aiiid cobalt 
nitrates, magnesium chloride, iiiaiigarieHe stilpliale, acid jMilas- 
sium carbonate, |Krlassium ferrio ferri cyanides, acid 

jiotassiuin phosphate, oxalic and citric acids. 

Although Perrii/s results do not permit tin in give definite 
numbers to show the ratios of the discluargiiig j.i«,.cvers of 
monovalent, divalent, trivalent, and telravaleiil ioiis, tfiey 
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point to an action analogous to that in the coagulation of col- 
loidal particles. In a manner exactly parallel to the latter 
phenomena, the positive ions in salt solutions do not seem to 
affect a positively charged wall, while a negatively charged 
wall is not affected by the negative ions in solution. Perrin 
develops this parallel action exhaustively in his article (see 
Briggs, Bennett, and Pierson 

Recently Elissafof examined similar effects of salts on 
the electro-osmosis shown in capillary tubes of glass and quartz, 
placed in strong electric fields. Pure water moves in a 
capillary tube to the negative electrode; the addition of elec- 
trolyte to the water lessens this motion and often reverses it. 
In this action the kations are the powerful agents, the effect 
varying rapidly with the valency of the kation but being inde- 
“ pendent of the valency of the anion. Inorganic salts of the 
light metals act according to a valency law, analogous to the 
Schulze-Linder-Picton law for the coagulation of colloids. In 
agreement with recent work by Freundlich and his co-workers 
on coagulation, Elissafof found that the kations of acids, heavy 
metal salts, and salts of light metals with organic basic ions 
gave abnormally large effects. 

Experiments by McTaggart^^ on the charge possessed by 
bubbles of gases in liquid media give similar results for the 
action of ions of different valencies. By varying the com- 
position of the aqueous medium, air bubbles can be made to 
move either to the anode or the cathode. Bubbles possessing 
a given charge have their motion decreased and then reversed 
by adding small quantities of electrolytes ; analogous valency 
phenomena are present in this case also. The ion bearing a 
charge opposite to that of the bubble is the potent discharging 
factor of the added salt; the action depends entirely on the 
valency of this ion, and is apparently quite independent of the 
valency of the other ion. 

In view of the parallelism between these electro-endosmose 
effects and the coagulative powers of various ions, there can 
be very little doubt that we are dealing with very closely re- 
lated phenomena. 

4. Ulti^amicroscopic observation of electrolytic action . — 


■ 
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Recent direct (>bservati<»n with the ultraiiiiij’i >,'4'c)|ic leaves no 
doubt tliat the additi(in of cleclro'lytes to a colloidal .solutiou 
causes the condensation c?f small partiiJes info larger ones 
which easily settle. As we Inive already noted, early oliservcrs 
of the Brownian movement -Jevoris, Chaiy, S|>ring--ftiuiid 
that ccssatitjn cjf tliis million and i;oiisfi|uc*nt coagulation 
resulted from the additiiai tif electrolytes to .Hiis|iiai.soids. l‘he 
ultramicroscope in the haiKls of Zsigtnondy, Cuihm and 
Moulon^ Malte/.os, and otliers, showed that, on the addition 
of the electrolyte, the particles in the sol incrf'astrd in size. 

Cotton and Miaitoir*^ describe thus the effect of adding 
small traces of aluMiinimn siilpliate to Bredig silver sols: 
**When one examines with the ultrarnicro.siaipc tlu: flakes i:oa- 
stituting the coagulung one fhstinguishes a larg/: iiumlier of 
brilliant points crowded cli.isc!y togellier, and the idea which 
suggests itself to tile mind is tliat these flakes are formed of the 
colloidal jiarticles themselvits, whicli {uiVt* briiuglit to- 

gether to form a coherent mass. . , . If one allows a small 
quantity of aluminium .suljdiate Ut diffuse: slowly into a sample 
of the sol (ikedig silver sol) in the ultramicr*.i:a:opc, one sees 
that the aspect of the sol is cdumged little by litlKs Instirafl of 
the isolated points of light a!>so!utely independenf , tlau’e will 
be seen groups, coniposed at first of only two i#r three |ioiiils 
which are eviflcntly bcniiui together. If one waits soiiie lime, 
the nurnber of such groujis goes on inereasing^ wliiie at the 
same time larger gianips resembling strings of heads come iiitfi 
evidence. ... It sh«.i»ld l>e emphasized Ihal, at !*:asl in this 
case, the particles are not stuck logellier am! «io not loiirJi one 
another. If they were toucliing, rme slioylii ii»il In: ab!i,! to dis- 
tinguish one from the other once coagiilalifai lias set in. Not 
only are they separated by microscopic disiaiica’s, but they 
fK^ssess, at least at first, a certain indepciidcuire. In llii: groiijis 
formed by a small mnnber of grains, Iht: BnH%iiian iiioiioris 
which still fKrrsist are not idr:ntic:a! for the diffi'rfUil grains, It 
is undoubtedly tliis strtu:ture which learis to Ihf: h|>oiigy flakes 
■of which the coagulurn is usually c'ofii posed/* 

A new plieiiomenon has Infen broiiglit to liglii !jy liit: exfieri- 
merits of Mayer, Schaeffer, and I’erroirie,^'’^ w-ho ivorkcd willi 
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sols of {Tolcl, silver, platinum, arsenious sulphide, and ferric 
hydroxide. They find that the addition of traces of alkali 
has the effect of increasing the size of the colloidal grains if 
the colloid is positive, anrl of decreasing the size if the col- 
loid is negative. The arhlition of traces of acids produces the 
reverse effect, lln’s suggests that the reason alkalis Iiave a 
stabilizing effect on such sols as i)latinum is that the grade 
of dispersion is made liigher by the alkali (see C. Henry, 
and Chassevant and Posternak 

The results of recent work on this point may be sum- 
marized as follows (Reissig,®** Wiegner,^^' Galecki,^^ Oden and 
Ohlon^^j:-^ 

(a) A very slight electrolytic content causes no apparent 
lessening in the number of the particles. 

(/;) In a sam|>le of colloid to which small quantities of 
electrolyte have been added, the number of its sub-microns may 
increase slightly at the ex|)ense of its amicrons, although 
there may be no indication of colour change in the sample (e.g. 
gold sol). 

(r) The electrolytic coagulation of colloids which contain 
particles of various sizes progresses by the condensation of 
small particles on those of a larger size and not by the coales- 
cence of particles of equal .size. The larger ultra-microns act 
as condensation nuclei for the smaller particles. 

id) The colour changes of sols (e.g. gold) which accom- 
pany the addition of electrolytes run parallel to ultramicroscopic 
changes, in that the size of the particles increases and their 
number decreases as more and more electrolyte is added. 

5. Changes in phyfsical properties due to electrolytes . — 
Apart from the microscojiic observation of the individual par- 
ticles and the motion of those particles in an electric field, the 
physical |)roperties by which the coagulative action of salts 
has been most often traced are (i) the colour, (2) the viscosity 
of the solution. 

(i) Colour changes,— change.^ indicate that there is a 
gradual increase in the size of the individual particles in the 
solution in the early stages of coagulation. Distinct varia- 
tions in the colour of ss^mples of gold and silver solutions 
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have IxxMi observvfl by many Wfirkers. In the rase of 
sols, as first surmiswi by haraday," ami la(<T jimvefi by 
Zsif^'inondy,-”' (jiitbicr and K<:s<‘i!srh<-rk,*'' Iiy the afidition of 
coaffulalinfj reagents flu: rolonr through the fidlowing 

series of changes: red, purj red-\io!ef . biiie-violet, and 
deep blue, the 'lyntlall i>!ient»inenon beromes inr»re aiui more 
evident, the solution luxomes turbid, and finally the disperse 
phase separates in the form of powder, flakes, or gels, Carey 
T,ea,*' and Von Meyer and I .otterinoser *■ have traced similar 
changes for silver solutions from dark brown, througli brownish- 
red and brownish-violet, and then to a deep gic-eii.*-'' As a 
usual thing other solutions fjeeoiiie simply muddy tir clmidy 
without any riistinct colour change. 

(2) Visamty changes during e,uigula(i,m. ~ i\‘^ noted by 
hVeuiifllich,'* although we know very littk- of the theory f»f the 
viscosity changes prftducefi in a medium by dissolving sub- 
stances which give even molct lilar fiisperse firuej solutions, 
still “as long as wc use viscosity for comparative experiments 
alone-— for comparing different qualities and different srds - it 
is of the greatest vahte. . . . W»- ran .letert ^easily; very 
slight changes in solutions by measuring viscosity," 

In the main, three different methods (jf measuriiig the 
vi.scosity of colloids have been usefi : fj) velocity cef flew 
through capillary tubes e,g. Ostwald vise o .imelerj, f 2 j loga- 
rithmic decrement of an cjscillatiiig disk, f tfcnjne on cemcen- 
tric cylinders (e.g. Couette's apparatus ‘q. Thc’sc- three methods 
do not in general give rigidly concordant results car UMonrit of 
the variations in the distribution of the shears in the- liquid 
layers (sec Garrett,” Hardy*-). Various writers have 
{minted out the many complexities {ire«nl in colloidal solu- 
tions which will affect the value of the viscosity : the promi- 
nence of flifferent element.s affc-cting the viscosity will depend 
cm which of the above methods is used for the determination. 
These various contributing circumstances may be enumerated 
as follows : the interna! friction of each of the several phases, 
the surface friction of the internal surfat es. the •.tirface tension 
of the internal surfaces, the density of the elec tricai charge at 
the interna! surfaces, the sha{>e of the partidc-s, the nature of 
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the surface of the particle as to the absorption layer, and 
probably the degree of dispersion* 

Einstein^^ first developed a theoretical formula for the 
viscosity (^j) of a suspension of rigid spheres in any liquid, in 
terms of the viscosity (?;) of the pure liquid and the ratio (/) 
of the volume of the matter susj[>endcd to the volume of the 
medium, viz,— 

r/j t;(r 4- X'./), 

where ^m's a cotustant. The value of the constant k has been 
calculated by many workers to be from r*o to 475 (see 
Itinstcin,^^ Hatscliek and experimentally tested by others 
(Bancelin,***^ Harrison/’* Freundlich and Ishasaka for suspen- 
sions of rather large particles. The values for k found experi- 
mentally vary over a large range even for the larger particles, 
while in the case of small particles in suspension (Oden,*^^** 
Woudstra*^^) the linear law expressed in the above etjuation is 
departefi from. However, a rigid experimental test is almost 
out of the ( jiiestion, first on account of the fact that the formula 
is develojjed for tlie case of smooth spheres in suspension, and 
secondly frrmi the necessity of obtaining exactly the volume of 
the disperse phase, not merely the weight. 

In any case, the above formula will apply only to solutions 
containing particles which are not deformable, and which 
amount to considerably less than 50 per cent of the total 
volume of the system* Hatschek has deduced a comfjlctely 
different formula for the variation in the vLscosity of the emul- 
soids. 

However, entirely apart from theoretical considerations as 
to the laws governing the changes, such alterations in the vis- 
cosity will always indicate some corresponding change in the 
.sols. Woudstra^^ ha.s tried the effect of adding electrolytes 
to solutions of silver, ferric hydroxide, and chromium hydrox- 
ide ; he found an ultimate slight increa.se in the viscosity due 
to additions of electrolytes even in quantities insufficient to 
caiLse any measurable variation in the viscosity of pure water 
when added to it There is in his work the suggestion of the 
stronger action of the ions of higher valencie.s. Freundlich 
and Ishasaka^*^ have made unique use of viscosity changes 
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in meaHtuin|.j the uiU* of coa^jukitiaii f>f aliitiiiiiiiiin hydroxide 
sols, and hen; the valeiiey <*f the acti\'e inn is iinpoi*” 

tarit. 

Although ther*; has hiton an ifniiiriise ainnuni of work rlone 
on the visccjstty clnaiiges of such -o!s as !dn»od arid riihlier 
scdutif)ns, no very stdtled conclusions have as \a*t heeii arrived 
at The wholt; «|uestioii rd‘ ttie iiiterrr'latiou of viscf»sity, 
inohilili(*H of ions and particles, and eleilrira! condiirtivity^ 
hnstk;s with tinsolved diflicylties (see HardyA ^Mcllaiii/*’'' 
Ostwald'"* anti Tauli ''-’)■ 

(k Ii>ns eritraiut^d hr the outguium. Wlirui iIk* fdienotnena 

of c(jagulati<»n was first studied froni a ciieinira! tsf view^ 

analysis of the coagulum f precipitate^ s!io\Vf*d that the latter al- 
ways ahsorl>t*d/ during the |iroress of coaindaf ioip a portion of 
the electndyte instnnnenta! in proflurjiig ihe r liange. (Viinp^ 
as early as 1H54, found tliat in the creagidat iem of Huspended 
aluminium hydroxide, the c'oaeuliini always conlaiiied small 
quantities of the acid uv salt necessary for t!ie corigiilalirjri. In 
their exhaustive study of eolhudal *a 4 utionn. as rrprrsfuiled by 
metallic sulphides, Linder and Ut lofL'* foiiiid, in llie case of 
the coagulation of arsenious Hiilpliirie parlirles f ■■ rc;, }>y Ihe 
addition of barium chloride, that the ccsiguhifii r'arrieri down a 
distinct amount f>f the metal ( -c tr ioiij luii none of the acid 
rarliclc. That tins portion entrairicfl was intiiiiately lioiinri up 
with the coaguluin was dernonsirate*! Ii)’ lie* fart liiaf !»y digest;- 
itig the cf>aguluin noiird abrive wiili nther rnefaliic sediiiions, e,g. 
ammonium chlorkic, the entrained ineCtl ions diariiiinj coiikl 
be replaced entirely in the course of a few days liy ttliier rnelals, 
c.g* ammonium, lliis same work was confirinrd and exlfuiflcd 
by Whitney and Qberp*''^ who .shciwe*h iu arlditifai, Ilia! tlie 
amounts of the metals cakuim, fiariiiiii, struniiiiiiu and |ii.itas- 
sium entrained by the coaguliim from itie same afiioiiiil of a 
given colloid were exactly firopurlinrial to the c*jiiivaleiit 
weights of these metals (elect rocheiiiical ecjiiiisileiilsj. Whit* 
ney and Ober were able to assign to the criagiihiiri the forriiiila 

• Van BciTinielen »uggrHt» ihr ir^t: M mhwfium ffii ilir %iirfar«! plicrioitiCfiM 

and ahsorptmn for the votumc phciiomenrjn. 
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Ba . 90 (As.jS^X which tends to substantiate the claim that we 
are here dealing with complex chemical combinations. 

Spring*'*^ studied the action of electrolytes by observing 
the diffusion of the electrolytes from a strong solution, e.g. 
copper sul|)hate, into a supernatant layer of the susi)ensc>id, 
e.g. mastic sol ; the layer of copper sulphate at the surface 
of contact was robbed of its cf>pper while the liquid at tliis 
level showed the presence of sulphuric acid. Similar results 
were also found with various metallic chlorides; Spring as- 
cribes this phenomenon to hydrolysis of the .salts in solution 
and absor|)tion of the metal ions by the colloidal par- 
ticles. 

Duclaux's explanation of the absorption of the ions of 
the precipitating electrolyte is that the latter are merely sub- 
stituted for other ions— his so-called active part of the col- 
loidal unit already entangled in the colloidal particle while it 
is still in the state of suspension. For instance, in the produc- 
tion of colloidal cop|>er ferrocyanide by the interaction of 
potassium ferrocyani<le and copper chloride, the colloidal 
particle retains prcqxjrtions of the [)otassium varying between 
the limits indicated by the formula: (FeCyrt)Cuj.3f}Kj.ag and 
(FeCyjCUj.^^K^.jj.^, which may also be written thus 

(FeCy,)Cuj + 4(FeCy«)K, and(FeCy,)Cu, + i/30(FeCy,)K^. 

In the case of the coagulation of this negative colloid by the 
metal ion, e.g. liydrogen, barium, aluminium, etc., ‘‘instead 
of the so-called entrainment by coagulation, the action will 
consist in the substitution of the hydrogen, etc., ions for a 
corresponding number of potassium ions'". In the light of 
his results, Duclaux regards the colloidal particle as a product 
of purely chemical reaction. 

On the other hand, the .similarities between the absorption 
phenomena of colloidal solutions and the absorption effects of 
various solids, e.g. charcoal, lead one to suspect the existence 
of some s{>ecific absorptive power possessed by the surface of 
solids. This relationship has been developed by the follow- 
ing series of experiments. 

I. The absor|jtion of liquid.s, colloids, and gases by 

12 


178 PHYSICAL PROPERTIES OF COLLOIDAL SOLUTIONS 


insoluble powders as carried out by Thoulet/^ Schmidt,®^ 
Davis/^ McBain/^ Van Bemmelen,^^ Nils Carli,®^ and others. 

2. The absorption of electrolytes by the gels of coagulated 
colloids, as carried out first by Crum ® and Warrington,®'^ and 
recently by Van Bemmelen and his pupils,®® Godlewski,®® and 
others. 

3. Recent work by Freundlich and his co-workers on the 
absorption by the colloidal particles during the process of 
coagulation. 

Van Bemmelen differentiates between the phenomenon 
exhibited by porous bodies, charcoal, powdered glass, etc., — 
a distinctly surface effect which he calls adsorption — and the 
more intimate union producing a homogeneous solution of 
one substance in another — a distinctly volume effect which he 
calls absorption. As far as the experiments on the ions en- 
trained either by the dried gels of sols when shaken in solu- 
tions of salts, or by the particles during coagulation, there is a 
probability that both adsorption and absorption intervene — 
a circumstance which would add to the complexity of the 
problem. 

The work by Freundlich and his co-workers pushes further 
the researches of Linder and Picton, Spring, Whitney and 
Ober, and Duclaux. As a connecting link between this work 
and that of Van Bemmelen we may quote the experiment^ of 
Frion®^ on the action of barium sulphate precipitate in en- 
training magnesium and lanthanum ions during precipitation 
from solutions in which those ions are present. He found 
that the amount of these ions carried down by the barium 
sulphate precipitate depended on the acidity or basicity of the 
solution, the concentration of the entrained ion in the solution, 
and the valency of the entrained ion. The lanthanum ions 
(trivalent) were absorbed ten times as strongly as the mag- 
nesium ions (divalent). 

In their extensive investigations of the adsorption of 
negative ions (cations) by barium sulphate precipitate, Weiser 
and Sherrick find little evidence to support the Schulze law, 
but they note that there is a tendency for ions of higher valency 
to be adsorbed more strongly than those of a lower valency ; 


COAGUI.AriON OF COLLOIDS 


179 


from the arrangement of the adsorbed ions in order of in- 
creasing adsorbability they conclude that there are two factors 
which fletermine the adsorption of ions by a given disperse 
jihase; the siiecific nature of the adsorbed ion and the valency 
of the ion. Dissimilar ions of the same valency may exhibit 
great tiifferences in adsorption, while ions of same valency 
which are closely related chemically may be expected to .show 
the same adsorption. 

The significant fact added to our knowledge by the work 
of Whitney and Ober^* wa.s that the ions of electrolytic 
solutions were ab.Horl)ed by a given quantity of a certain 
colloid in amount exactly proportional to the electrochemical 
equivalent weights of the.se ions ; i.e. the amounts of calcium, 
strontium, barium, and potassium respectively were roughly 
proi>ortiona! to i(40ji, 4(^77). 4(i37’4) a«d 39-1. Freundlich 
and .Scliucht have .shown that the same law hokls for other 
colkjids— -a fact which [Kjints to coagulation taking place when 
a certain charge of the opjjo.site sign is brought up to the 
colloidal particle. Further, according to Freundlich (“Kap. 
Chem.," p. 354), for a given colloid, ions of differing valency 
are absorbed equally strongly in etiuimalecular concentrations 
of the ions in solutiom Consequently, if in order to produce 
coagulation of a given colloid, a number of ions sufficient to 
supply a given charge must be brought up to each particle, 
.solutions of monovalent, divalent, and trivalent ions necessary 
and sufficient to produce coagulation will have to be in de- 
creasing frrder of strength. In addition the strengths necessary 
must be determined by a coitsideration of the ab.sorption of 
the colloitlal particles for ions of electrolytes. 

Freiinfllich adopted the variation of Henry’s law,^“ which 
expresses the aksorption of various .solids, to express the 
abst)rption process of ta^lloid-s and te.stcd the result experi- 
mentally. We slmll present it here in its simplest form. 
If the molecular condition of the solute in the solvents is the 
same, Henry’s law for the distribution of a body between two 
immiscible solvents is 

where and €’& are the concentrations of the body in the 
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two solvents fi* aiui and /i is a crciiiHtaiit. If, hfiwever, the 
molecular weight of the solute in the solvent if k n times that 
in the solvent n, the equation lakes tlie for in 

c,, 

Ada^'^ting this equation tt) the alisorgiitui hy eulhiids h'reiiiich 

lich writes it 

I 

j (i 

where y ' amount of given suhstaiiia* atisorhed hy unit mass 
of the di.s|K.*rse {dnase, 

C conemitration oi the alisfirhed snhstanre in tlie so!, 
and a,fi constants for a given ctdloirl. 
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Various workers have ajiplied iIiih fortmihi in flux aliHorp* 
tion by charccjal and father sMlids nf varifais r!e*;lr«4yt«rs and 
dye solutions: the values of CFreiiiitilirlg ” Kaji, Cli-em,/' 
pp, 1 50-51) He between rr i s and 0*50, Freiiiiriiit;ii han proved 
the truth of the formula for various ciillrfid!.^ (c.ip h’rci2iicllic.h 
and Schucht, with mercury sulpitifle), He findH i ./i t«i lie be- 
tween on 4 and 0*20 for the varifuis ciilloifi'% sUidicfi. Fairie-^ 
found for Bredig colloiilal coji|.>er 1 01 to be a ! 6, 

Butting in the values of i /w stidi as llio%r recorded* wc have 
the resulting curve of the form i!!iislrali!fl in fog, frotii wliich 
we see that, for very small coiiceiitraliornH tin: {M-rrcentage of 
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salt absorbed is ver}^ large, whereas for increasing concentra- 
tions the curve becomes asymptotic to a line parallel to the 
axis of concentrations. If this curve represents the absorp- 
tion by a given colloid of all electrolytes, irrespective of the 
valency of the ions, tiien at small concentrations of mono- 
valent, divalent, and trivalent absorbable ions, the number of 
ions absorbed by tlie colloid may be such that, for the mono- 
valent type there is absolutely no coagulative action, whereas 
for the divalent, or trivalent type, there may be sufficient to 
cause more or less rajdd coagulation. For cxami>le: ‘‘ Freund- 
lich found that for a hydrosol of arsenious sulphide containing 
r86 grms. |>er litre, 0-093 milligram-molecules of aluminium 
nitrate (or the ecjuivalent of cerium sulphate) were required per 
litre for coagulation. The amount of the ions alxsorbed per 
grm. of arsenious sulphide is given as about 0*087 milliequi- 
valents, or 0*162 miiliequivalents for one litre of the above 
solution, i.e. 0-054 mi!ligram-molccule.s in the case of a trivalent 
ion. This would mean that about 50 or 60 per cent of the tri- 
valent ions (present in the electrolyte necessary for coagulation 
wjis absorbed l)y the crdloid in its coagulation, as comi>ared) 
with a small fraction of i |>ef cent (of the amount necessary for 
coagulation) of the monovalent ions.*’ 

If, in addition, as the work of Whitney and Ober, 
Freundlich, and others seems to indicate, electrochemically 
equivalent quantities of various ions must be absorbed in order 
to produce coagulation, we see from the absorption curves 
that the concentrations of ions of different valencies necessary 
to produce coagulation may easily differ in accordance with 
the Ia*iKler-Picton-Schulze law. If 99 represents the number 
of monovalent ions necessary to j>roducc coagulation in a 
given samfde of colloid, that quantity will l>e absorbed from 
the electrolytic solution in which these iems have a concentra- 
tiori Cj ; the quantity of divalent or trivalent ions necessary 
for the same coagulative result will be given respectively by 

which correspond to the absorption 
from solutions of concentrations and respectively. A 
simple inspection of the absorption curve will show that there 
exists a wide range of values to the ratios : C^. 




I‘Vi.:undli<:h has fnund rxrc’pti^^iial ai^rrffriru! wilJi this 
theoretical result in the cas«‘ of salts (d the irietak, while 

the salts f>f hcsavy metals aufi lho'.,e witli cMiiiplex r^rganic 
radicles seem to l>e ahstirhed in ahia'*rmally large cjiiantities 
by rolh'iiris. h'reiuuiliclds rnuthisinn is Ilia! “it fcsllows 
necessarily that the cfiagulative prnver of a gii'eii sail ciffpcnds 
greatly hr>th on the valency and on ihr ale^orpt inn corfFicieiit, 
because wu'th different n'oiiic'^ values, eitlif*r nl valeiir\’ i»r absorp- 
tion, very rliffcrent CfUH'cni! rat ions are fieccs*.ar\’ in the sc»liiiion 
in orfh*r that the* ecjuivalent (|uanti!y of the fartii-e; inn shall 
be al)Sf>rbefi 

Cnusideralde discussifui has fakiui idace among physio- 
logical chemists as tc* the adioii of f''lertrfilytc»s fai protein 
snlutiouH, As first pointfs! fiui by Harriy in his work on 
globulin, such cf.»m|Kiunds in acid solutifiri bear a charge of one 
sign while in alki'di sedutions the sign c>f flm charge is reversed : 
the point where the dnlrge was /.ero was known as thc! iso- 
electric point. At first the view was [iiil fru'ward that the 
protein mictdle afisortied the arid or alkali icins wiiich gave the 
charge tr> the whole. ‘1 he plieiiomeruui of i'oagulation hy 
electrolytes, according to this vieiv, was lookeri upon as an 
adsorption fdienonieiioig and it was lhoii|,dU that liolh ions of 
a neutral salt take part in this artijui siiniilt^inroiisly and iii 
opjjosite senses ; sf> that the total resuli is the algelirair sum 
of the opf'josite action the c.?|'ipfisiffdy diargeti ions of the 
neutral salt hVilhiwing out this idea, tifilh anions and cations 
have been arranged in serif*H of gra^hially iiirreaHing nr de- 
creasing adsori'Jtive j>fiwers fsee lkinc.r*-ift -d. 

According to rectuit w’ork by Loidg'*^ llic lirerefiirig jwim 
of view is entirely wrong, ariri he makes out a very ipwid case 
for exjdanation of the phenomena rf*sii!tiiig froin the arldiliori 
of neutral salts cin the hmh of classical dirfiii«:al a«iioii, For 
example, Loeb shows that gdaliiie in soliiiioii is in a critical 
state when the hyrlrogen ion concentratJofi is a ceriiiiri definite 
amount, vi/„ pH 47, winch he calls the iscekTcIrii: point 
At this point the gelatine is nondoiii^efi ani'i doles iiril show 
cataphoresis. 

On tlie more acid side ctf this jioiiit, llie fisriiis a 


or iU)!JjUlKS 


1H3 

compouuc! in whtrh tin* g«.*Iatiiic fills the role of n fm.sitive 
(metal j radical in coiiihinatioii with such negatively charged 
radicals as cldoriiic or hydroxyl ; when ionized the gelatine 
ion is positively chargcfl On the more basic si<le of the 
isoelectric fKiirit, the gelatine acts the part <jf a negative (aci<l) 
radical in coinln'natioii witli such positivedy clnu'gc'd radicals as 
hydrogen or sodiiing ami, when i<anze<l, tlie gelatine ion in 
this case h iiefpatively charged. Lr)el) maintains that tlie 
whole action is in agreement with ordinary chemical reactic>ns 
and that when a nmitral salt is adderi to cither of these solu- 
tions the gelatine units in sohition react with only one ion of 
the neutral salt ; on his view, it is useless to try to balance up 
adsorptive effects of anions an<l cations in a way attemfjted by 
the co!lr>icla! chemists. 

Mc;Bairr'* classifies these protein solutions wdth soafis and 
dyes, such as congo red, under a class which he has called 
colloiflal electrolytes. These he defines as salts in whicii one 
of the ions has bticai rt^placal by a heavily charged, heavily 
hydrated ionic micelle (particle) whicii exhibits ecfin valent 
conductivity which is not only comparable with that of a true 
ion but may even amoiiiit to several times tliat of the siini)le 
ions from which it has been derived. This icinic micelle is a 
typical but very highly charged colloidal particle of very great 
conductivity/' In a sense this is in line with Loeb's ideas, if 
the latter's protein ion is replaced by the ionic micelle suggested 
by McBairi. 

7. Criikal ntk.iw §f the present attitudi to electndytic 
c(mgulatiim.-^^--\xi the light of the experiruental results quoted 
above, the* Schiilze-Liiider-lficton law cannot he upheld in 
its simple form to which Whetham's explanation was applied. 
The coincidence, nevertheless, is remarkable enough to convince 
one that tliere is fundamefitally some truth in the Whetham 
view. 

Greater weight, however, must be given to BVeundlich's 
idea.s as to the absorption of ions of different valency from 
solutions of different concentrations. The Freundlich view 
has been attacked recently by Wo, Ostwald because it 
assumes that in equimolar solutions of salts of different 
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valencies there is equally strong absorption by the colloidal 
particle in question. Referring to the adsorption formula 

r 

y = 

where y = amount of given ion adsorbed by unit mass of the 
disperse phase, 

and C = concentration of adsorbed substance in the sol, 

a and n should be constants for a given colloid. Ostwald 
quotes the following table to illustrate the variations which 
really occur in the values of a and n — variations which tend 
to invalidate Freundlich’s fundamental assumption. 


TABLE XXX. 

Variations in Adsorption Constants a and n. 


Colloid. 

Coagulant. 

Ratio of Extreme 
values of n. 

Ratio of Extreme 
values of rt. 

Arsenious sulphide 

Organic salts 

I : 7 

X : 2*5 

>» »> 

>> >> 

I : I 

I : 2*5 

Mercury sulphide 

»» »> 
Inorganic salts 

I : 3*H 

I : 7*4 

Aluminium hydroxide 

I : 2*3 

I : 6*2 


In the course of testing, the various theories of coagulativc 
power have led to almost numberless experiments in which 
attempts have been made to arrange both the positive ions 
and negative ions in series showing their coagulative powers 
in order of intensity. Some of these experimental results are 
arranged in Table XXXI. 

This table indicates vividly the futility of attempt- 
ing to get order out of such a mass of conflicting results. 
Furthermore, reference to Tables XXII to XXIV will show 
that even selecting only the chlorides (or the nitrates or the 
sulphates) of various metals and experimenting on the same 
colloidal solution (arsenious sulphide), different experi- 
menters are not led to the same order for the coagulative 
power of metal ions. In addition, the same experimenter 
does not obtain the same series order for metal ions when he 
uses various sets of salts, e.g. chlorides, nitrates and sulphate.s. 

As pointed out by Weiser and Middleton, the adsorption 
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TABLE XXXI. 

Series Showing Relative Coagulating Power op Ions, 



Sol. 

Authority. 

Order of Decreasing Coagulative Power. 


Arsenious 

Linder and Picton 

Al>Fe"'>Pb>Hg >Mg>Ba> 


sulphide. 

(chlorides only). 

Sr > Co > Ca > Zn > Fe^' > Cd 
>Ni>H>NH4>K>Na. 


Arsenious 

Schulze® (sulphates 

Al>Zn>Ni> Mn> Ca> Fe"> 

, 

sulphide. 

only). 

Mg>H>NH4>Na>K. 

c 

0 

Arsenious 

Freundlich,^^ 

Ce = In = A 1 > UO2 = Sr = Ca> 

nd 

sulphide. 


Be = Zn=: Ba>Mg>H>K> 

a; 

ho 

t >4 


Na>Li. 

rt 

u 

Prussian blue. 

Pappada."^® 

Fe'" = A 1 = Cr > Ba = Cd > Sr = 



Ca> H> Cs> Rb>K>Na> 

0) 



Li. 

Cfl 

0 

Sulphur. 

Oddn .14 

Ba = Sr Ca = A 1 Mg = Cs = 

&, 


Mn = Cu> U02> Rb>K>Ni 

Cfl 



= Cd = Zn > Na > NH^ > Li 

C 

.2 



>H. 

3 

Platinum. 

Freundlich.’^ 

A 1 = Pb > Ba = UO2 > Ag > K = 




Na. 


Silver. 

Pappadi."^® 

Al>Ba= Sr == Ca>H>Cs>Rb 



>K>Na>Li. 


Albumin. 

Bancroft.*^® 

Th = U02>Cu = Zn>Ca>Mg> 




Li>K = Na>NH,. 


Albumin 

Hofmeister 

Sulphocyanate I ]> CIO3 ]> NOg ]> 


(alkaline). 

(adsorption). 

Cl Acetate ^ Citrate ]> PO4 ;> 

SO4 Tartrate. 

w 

Albumin 

Bancroft 

Sulphocyanate == I ]> CIO3 ]> NOg^- 

0 

(alkaline). 

(adsorption). 

Cl > Acetate > PO4 > SO4 > 

nd 

OJ 


Tartrate. 

ho 

rt 

Albumin (acid). 

Pauli 81 

Sulphocyanate ]> I ]> Br ^ NO3 ]> Cl 

u 

(coagulation). 

^ Acetate. 

1 

Hydrous ferric 

Freundlich ’L 

Chromate SO4 ]> OH ]> Formate 

rt 

ho 

oxide. 


>Cl>NO,>Br>I. 

(U 

d 

Hydrous ferric 

Weiser and Middle- 

Chromate ;> Tartrate S04]> Citrate 

t /7 

CJ 

oxide. 

ton’®® (coagulation). 

Oxalate ^ IO3 ]>- PO4. 

^0 

Hydrous ferric 

Weiser and Middle- 

PO4 Citrate Tartrate Oxalate 

0 

oxide. 

ton (adsorption). 

>- SO4 ]> IO3 ]> Chromate. 


Barium sulphate 

Weiser and 

Ferrocyanide > NOg NOg CIO3 

3 

precipitate. 

Sherrick (adsorp- 

Permanganate ^ Ferricyanide ]> 


tion). 

Cl >■ Br >> CN >- Sulphocyanate 

>I 



Powdered 

charcoal. 

Osaka 8® (adsorption). 

S04>Cl>Br>No3>I. 
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of ions by a coagulating colloid is a complex operation ; at 
least two adsorbing media are concerned in the process, viz. : 
{a) the electrically charged particles during the process of 
neutralization, and {11) the electrically neutral particles or 
coagulating masses during the process of agglomeration and 
settling. These authors show that the order of adsorption of 
ions in the coagulum does not in general agree with the order 
of coagulating powers of these same ions. 

The following remarks of 0.stwald are probably justified, 
although they do not advance the question any more nearly 
to a solution : “ The principal error of the current theory of 
coagulation by electrolytes is the over-emphasis which has 
been laid on the role of the valency of ions dominating 
coagulation. The valency is not at all the determining 
factor in the coagulation of suspensoids. We find not only 
great variation in the single classes of ions, but sometimes 
divalent ions are more powerful than trivalent and some 
monovalent more powerful than .some divalent Instead of 
the discontinuous variable valency, there must be }>rovided for 
a successful theory a continuou.s variable which will account 
for the difference formerly ascribed to valency alone. Instead 
of the valency only, there must be introduced a physico- 
chemical constant of a higher order. . . . Further, it seems 
to the author that in the future theory of coagulation it is 
of equal importance to consider the second ion added, the 
influence of which has been neglected up to the |)rescnt. On 
account of bearing a charge similar to the cr>I!oir!al particle, 
this ion possesses a peptising effect, and only a tfieory which 
takes this into account can hope to succeed in foretelling 
results. The peptising effect should be considered as im- 
portant as the coagulating power has been considered up to 
the present.” 

Similar ideas have often been insisted upon by Bancroft,'*^ 
and seem to get strong experimental siq)i)ort from a recent 
paper by Burton and Bi.shop,-^ the conclusions of which are 
given earlier in this chapter. By contrasting the action of 
univalent and trivalent ions as the colloidal solution is diluted, 
one is driven to the conclusion that one is dealing with 
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two widely differing phenomena. That is, the essential 
mechanism by which univalent ions cause coagulation must be 
quite different from that by which trivalent ions produce this 
result. Or, from another point of view, there are possibly 
several elements entering into the process of coagulation. 
One set of these elements arc particularly accentuated when 
one deals with univalent ions ; another set is predominant in 
the use of trivalent ions. For example, on account of the 
very large amount of electrolyte added for the univalent ion 
compared with the amount added for the trivalent ion, the 
electrical conductivity in the former case is very considerably 
higher than in the latter case. Now, if electrical conductivity 
is for any reason a potent ffictor in causing coagulation— a 
circumstance that may very well be~the influence of this 
factor might easily dominate the action with univalent ions, 
but be of quite secondary importance in the case of trivalent 
ions. Combined with such an effect, there might be an 
influence of valency quite in the way that Wlietham j[>ictures 
it (or of adsorption, as Freundlich pictures it), which might be 
the dominant feature with the trivalent ion, but of secondary 
importance with the univalent ion. 

Such considerations woulrl justify one in enunciating the 
following principles of coagulation 

(/) There are, at least, two properties of the system made 
up of the colloidal .solution, plu.s electrolyte?, which have 
influence in determining the coagulating f)owcr of any ion. 

(//) These two influences arc such that they tend to 
counteract one another to a certain extent. 

(/// ) These influences are .such that one of them dominates 
the action of univalent ions, while the other dominates the 
action of trivalent ions. In the action of divalent ions, the 
two influences seem to he s<ancwhat equalimi 

There arc fiiany fjossibilities to suggest for these influences. 
In addition to electrical conductivity and valency cited above, 
we must remember that in all this work the influence of the 
ion bearing the same charge as the colloidal particle has 
almost always been ignored. This has often been commented 
on (see Bancroft, Ostwald). It does seem unscientific to 
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ignore completely the ion charged similarly to the colloidal 
particle ; one would suspect that it would oppose the action of 
the other ion. Now, in dealing with the coagulating power of 
a univalent ion, one always has present in the solution in 
equimolar concentration another ion of equal or greater 
valency, while in testing a trivalent ion, there is present in 
equimolar concentration another ion which is nearly always of 
less valency than the ion tested A proper appreciation of the 
concomitant action of these other ions charged similarly to the 
colloidal particle may throw a flood of light on the whole 
process of coagulation by electrolytes. In particular, this 
other ion may have a peptising effect, or its presence in 
solution may exert a definite effect on the adsorption of ions 
by the colloidal particle. An exhaustive series of experi- 
ments with a carefully selected list of electrolytes, introduc- 
ing as many combinations of valency as possible, would 
undoubtedly be of use, provided a colloid of constant concen- 
tration were used throughout. 

II. Coagulation by Mixing Positive and Negative 
Colloids. 

Linder and Picton were the first to point out the classifica- 
tion of colloids into the two classes, cationic and anionic, accord- 
ing as the particles migrated in an electric field to the negative 
or to the positive electrode. They also were the first to note 
that, under certain conditions, a colloid bearing a charge of 
one sign added to one bearing a charge of the opposite sign 
brings about precipitation of the two colloids — a phenomenon 
confirmed by Lottermoser.^^ 

This phase of the behaviour of colloids has been very com- 
pletely investigated more recently by Niesser and PTiedemann 
and Biltz.®^ The latter has shown that, as in the case of 
coagulation by electrolytes, the immediate precipitating action 
depends greatly on the manner in which the two colloids are 
mixed, i.e. whether slowly drop by drop, or rapidly with shak- 
ing. For colloids mixed together quickly and treated uni- 
formly, Biltz enunciated the following laws : — 
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1. If to a given colloid one of opposite sign be added in 
small proportion, there is no precipitating action. 

2. As the quantities of the second colloid added at once 
are increased the coagulative action becomes more and more 
noticeable, until a proportion is reached which causes immediate 
coagulation. 

3. As this amount is still further increasefl coagulation 
ceases to appear ; that is, there is an o[)timum of precipitating 
action shown for certain |)ro portions, and if in any case these 
favourable [)roportions are exceeded on either side, no pre- 
cipitating action takes place at all. 

4. With the exception of a sol of selenium, which may 
have some anomalous chemical action, mixing two sols of the 
same sign |)rodiices no precipitation at any stage. 

Billiter^*’ showed that, when two colloids of oj>posite sign 
were mixed, with otic in excess, the direction of migration of 
the whole was always the same as that of the colloid in excess. 

The whole of this mutual coagulative action points un- 
doubtedly to the electrical nature of coagulation. It is 
believed that the |)articles in excess in a mixture of two 
(>p|)ositely charged colkiids are attracted and absorbed by the 
other particles to such an extent that there results a larger 
unit, the charge of which is the same in sign as that of the 
absorbed jiarticlcs. At the time of maximum prcci{n'tating 
action, the numl)ers cT each kind of |)article arc just sufficient 
to [jroduce uncharged masses which coalesce by surface ten- 
sion and fall to the liottom (compare Bancroft^’*). 

One would concluch? from such action that the |)roj)ortion 
of the two colloids in the precipitate would ajiproximate to a 
constant ([uantity, which is in accordance with ex|)efimenial 
results ; in fac^, many reactions formerly believed to be {)urely 
cliemica! are really of tlie abi)ve nature, as, fen* example, 
tannin and gelatine, tannin and basic colours, basic and acid 
colours, etc. 

In general, the charges on the particles of emulsoids arc 
much less apparent than in the case of sus|>ens(>ids, and the 
phenomena resulting frtnn mixing emulsoids are of much 
greater complexity. Allied to this is the action of various 
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colloids and salts on suspensions of bacteria, which has been 
investigated particularly by Niesser and Friedemann,®^ 
Bechhold,^® and Buxton and his co-workers. 

III. Protective Action of Certain Colloidal 
Solutions (Schutzkolloide). 

Many organic colloids (emulsoids) when added, in compara- 
tively minute quantities, to suspensoids have the power of 
preventing the coagulation of the suspensoid particles. The 
consensus of opinion seems to be that, on account of the sur- 
face tension relations between the medium, the suspensoid 
particle, and the emulsoid substance, the latter surrounds the 
suspensoid particle with a thin coating which prevents the 
coalescence of the particles, either by preventing the cause 
which brings about coagulation (the discharge of the particles), 
or merely by offering a material obstacle to the coalescence. 

Many examples of this protective action have been 
furnished by various workers. Quantitative determinations 
of the protective action of organic colloids have been worked 
out thoroughly by Zsigmondy and others in relation to gold 
sols and by Muller and Artinann in relation to arsenious, 
antimony, and cadmium sulphides. The results for gold solu- 
tions are expressed by what Zsigmondy has called the gold- 
value of the given organic colloid. This gold-value is defined 
as follows : “ The gold-value of a given protecting colloid 
(Schutzkolloid) is the number of milligrams of the colloid re- 
quired to protect 10 c.cs. of a stable gold solution, containing 
from 0*0053 to 0*0058 per cent of gold, from the precipitating 
action of i c.c of a 10 per cent solution of sodium chloride''. 
Gelatine has much the lowe.st gold-value, the substances 
in an ascending series of gold-values being gelatine, casein, 
egg-albumen, and gum-arabic, all of which have strong pro- 
tective action. Dextrin and various kinds of soluble starch 
also act as protectors but to a lesser extent than the above- 
named substances. 

Since the discovery of the protective action of these sub- 
stances it has been found that many so-called colloidal solu- 
tions owe their very existence as colloids to the presence of 
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some protecting substance in small concentration. Reference 
to the classification in Table III (Je) and Table IV (Class 5) will 
show to what a great extent this phenomenon plays a part. 

Undoubtedly the action of protective colloids is of first 
importance in many practical applications of colloidal study. 
The fluids of the body, so extensively colloidal in their nature, 
may alter greatly in their action as their content of protecting 
colloids varies. Again, in agriculture, the humus of the soil 
is probably a protecting colloid and as such will have a far- 
reaching effect in retaining the richness of the surface layers. 

IV. Action of Various Radiations on Sols. 

The intimate connexion between coagulation and the 
charge possessed by the particles is shown by the action of /3 
rays of radium on typical solutions. The 7 rays, which are 
probably of the nature of X-rays, have been found to have no 
effect on the sols; the a (positively charged) rays of radium 
have not sufficient penetrating power to affect the particles in 
any considerable volume of the solution. The /8 rays have 
sufficient penetrating power to traverse a layer of a solution 
some centimetres thick, and, as they possess a negative charge, 
they should exert a discharging effect on any positively charged 
particles and thereby hasten coagulation, while any effect on 
negatively charged particles should be that of increasing the 
charges and thus stabilizing the solution. 

Hardy tried the effect of )S rays on sols of purified 
globulin dissolved in {a) acetic acid, and (D) sodium hydroxide ; 
as already noted, the globulin particles in solution {a) are 
cationic, i.e. positively charged, while those in {b) are anionic, 
i.e. negatively charged. The effect of the ^ rays was to bring 
sample {a) to the state of a jelly in three minutes, whereas the 
particles in solution {U) were rendered more mobile in an 
electric field, i.e. showed an increase in charge. 

Henri and Mayer found that exposing a sample of a 
sol to radium bromide had no effect in the cases of the 
pure sols of silver and ferric hydroxide, but that when an 
electrolyte, e.g. sodium nitrate, was added to the sols in 
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quantity much too small to produce coagulation, the silver 
sample remained uncoagulated while the ferric hydroxide was 
coagulated, when both were again exposed to the /3 rays from 
radium. A sample of haemoglobin was coagulated by the 
^ rays in seven hours. 

Dreyer and Hanssen^^ exposed samples of albumen to the 
influence of ultraviolet light and found that coagulation set 
in. Careful experiments carried on under the writer’s direc- 
tion on the influence of strong ultraviolet light on a sol of 
copper in methyl alcohol (positively charged particles) gave no 
coagulation of the particles. 

Spring tried the discharging effect of X-rays and that 
of the brush discharge from a Holtz machine and of the dis- 
charge of an induction coil on samples of mastic, silica, Bredig 
solutions of gold, silver, and platinum, but obtained a negative 
result in every case. Later he tested the transparency of 
such sols for X-rays but found no abnormal absorption by the 
solutions. 
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CHAPTER IX. 


THEORY OF THE STABILITY OF COLLOIDS. 

Several attempts have been made to give a general theory 
of the colloidal state, applicable to all classes of sols. The 
problems of special interest, from a theoretical point of view, 
may be classified into three main divisions : — 

1. What is the process by which the disperse phase is pro- 
duced in the solution ? 

2. What are the forces which ensure the stability of such 
a state ? 

3. What is the nature of the coagulation of sols by the 
addition of electrolytes, or, in a few instances, of non- 
electrolytes ? 

Naturally these questions must ultimately be treated as a 
whole, but in each of the theories which have been proposed 
stress has been laid particularly on one or other of these 
points. In what follows, these questions will be considered 
chiefly in relation to dispersoids, but the bearing of the phen- 
omena on emulsoids will also be noted briefly. 

I. The Production of the Disperse Phase. 

It has already been shown that the methods of preparation 
of dispersoids fall naturally into two classes : (a) condensation 
methods, in which the particles grow from molecular sizes to 
the colloidal size, and {b) dispersion methods, whereby large 
complexes of the colloidal material are broken up into the 
small colloidal particles. This subdivision suggests that the 
stable colloidal particle is, in every instance, an equilibrium 
state between two opposing sets of forces : viz. those tending 
to bring about the coalescence of small particles to form 
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larger ones and those tending to cause the dispersion of the 
colloidal substance throughout the medium. 

After the work of Linder and Picton,^ Lobry de Bruyn,^ 
Zsigmondy and Siedentopf/ and Svedberg^ on the transition 
from coarse suspensions to ordinary molecular solutions, there 
can be little doubt that colloidal solutions do exist which con- 
tain particles of any size from that visible in the microscope 
to that of molecules. This view has induced workers to 
search after the laws which regulate the various forces at 
work in fixing, under any given conditions, the size of the 
particles. 

Donnan ® has offered a suggestion as to these laws. He 
, assumes that the colloidal substance disintegrates in the liquid 
medium up to a certain grade of dispersion because the cohesive 
forces between the liquid and the solid are greater than the 
adhesive forces between the molecules of the solid. When the 
particles become so small that the liquid layer about them be- 
comes thinner than the ran ge of molecular attraction of the liquid, 
the forces of attraction due to the liquid will decrease and when 
they are just equivalent to the mutual attraction of the particles 
of the solid, the size remains constant. When the colloidal 
particles are produced by a condensation method, they will 
grow to the same limiting size fixed by the same limiting con- 
ditions. However, such a simple explanation of the phenomena 
will hardly account for the existence of colloidal solutions of 
such a wide range of concentrations and dispersity as we find 
between the extreme limits of Linder and Picton’s arsenious 
sulphide solutions or Zsigmondy’s gold sols. 

Garnett^ probably first states, in this regard, the bearing 
of the process of crystallization on the production of colloidal 
solutions. “When a homogeneous liquid separates into two 
states, say, a liquid and crystals, the new state (phase) appears 
first as minute droplets which represent an unstable state and 
which changes to the stable crystalline state in a longer or 
shorter time, according to the relative magnitude of the force 
of crystallization and the force due to surface tension. Sub- 
stances which do not readily crystallize, whose molecules there- 
fore have feeble polarity, permit the Unstable emulsion state to 
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become subpermanent, and this is the state known as colloidal 
solution.” 

Von Wiemarn ® has developed similar ideas to account for 
all colloidal solutions. The two sets of forces are presented 
thus : In agreement with the present view of crystal lographers, 
a crystal presents a completely uniform system of points about 
which the molecules execute their harmonic motion; this is 
the so-called space-lattice. It is not hard to imagine that a 
free crystal surface in contact with the surrounding liquid 
medium, in which the crystal forms, must disturb, to a certain 
extent, the uniformity of these points and the motion of the 
molecules at this surface of separation. The layer at the 
crystal surface will approach in its properties the internal 
layers of a highly compressed liquid, just as at the surface of a 
liquid the transition layer will resemble in its properties the 
internal layers of a highly compressed gas. It would be a 
great mistake to assume that the conditions at the crystal- 
liquid surface of separation are the same as in an ordinary 
liquid. They approach one another but are not the same. 

“Two factors play an important r61e in the production and 
properties of the free surface of the crystal, viz. : — 

“ A. The influence of vectorial molecular forces on the 
molecules constituting the free crystal surface, and 

“B. Molecular kinetic processes coining into play at the 
free crystal surface. 

“ The factor A gives rise to the capillary pressure which 
is added to the external pressure on the crystal face and which 
is magnified as the grade of the dispersion increases (i.e. as the 
size of the crystals decrease}. Therefore, in general, this factor 
A causes the dispersed body to depart from the liquid state 
(i.e. increases the size of the particles), and this tendency is the 
stronger the greater the grade of the dispersion of the crystal- 
lizing body because, for most substances, the melting-point is 
raised by an increase of pressure. Only in a few cases, e.g. 
ice, the factor A causes the dispersed substance to approach 
the liquid state, for the melting-points of such substances as 
ice are lowered by increase of pressure. 

“ The factor B tends to cause all bodies, without exception, 
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to approach the liquid state, because it lessens the^ regularity 
of the orientation of the molecules at the surface fey ^s. Thua .....-<;I^c^ 
we see that in only a few cases will the facto-^^ . 

influences in the same sense. For the great 
stances these two influences are diametrically opposed. Ex- 
periment shows us that the factor B works more energetically 
than A, because disperse crystalline bodies are more soluble, 
more fusible, more transitory, and have stronger reacting 
power, the higher the grade of dispersion — an effect which in- 
creases more and more as the liquid state is reached. 

‘‘It is not hard to confirm that the factors A and B struggle 
with one another for mastery, althougli the factor B comes out 
victor. The factor A acts more and more energetically the 
greater the surface tension, while the factor B, on the other 
hand, increases with the increase of the activity of the dis- 
persion medium in relation to the disperse phase. ... In this 
way we see that the physico-chemical properties are functions 
of the grade of the dispersion.’’ 

Following out this line of thought, Von Weimarn shows 
that the production of a colloidal solution in any given case 
will depend on the relative potency of these two factors under 
the given conditions of the reaction. He maintains that any 
substance whatever can be produced in the colloidal state pro- 
vided the proper conditions of solubility, concentration, etc., 
are. discovered. In confirmation of this thesis. Von Weimam 
has produced over two hundred substances ^ in the colloidal 
state, many of them, e.g. ice, not having been previously so 
produced. Furthermore, he maintains that the initial stage in 
the evolution of any colloidal solution is the formation of small 
crystals ; a statement which he holds to be true even for 
gelatine and agar-agar. A corollary of this proposition is 
that there is no amorphous state of a substance in the sense 
of it being entirely non-crystalline ; for example, a so-called 
amorphous powder or a gel is merely an aggregation of small 
crystals held together in small masses by the effects of surface 
tension (see Frankenheim 

More particularly, according to Von Weimarn, in any so- 
called chemical reaction, when the rate of precipitation is low, 
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there is produced a distinctly crystalline deposit ; when this 
rate is high, one gets a higher degree of dispersion — a sol, a 
flocculent precipitate, or a jelly, as the case may be ; when two 
very concentrated solutions of substances which, by their inter- 
action produce a very insoluble precipitate, are mixed, a jelly 
always results. Even the most definitely so-called crystalloidal 
bodies may be obtained in the colloidal or gelatinized states 
if produced in solutions in which they are very insoluble. An 
ordinary precipitate, such as barium sulphate, is at first formed 
by the combination of the ions in very minute crystal elements 
which are sufficiently soluble in water rapidly to unite to form 
crystals, which gradually increase in size by absorbing the 
smaller crystal elements. It is well known in ordinary ana- 
lytical work that such precipitates will pass at first through any 
filter, but gradually become filterable by the effects of time 
and warmth. If, however, their insolubility is sufficiently in- 
creased by a large excess of a common ion, or by effecting the 
combination in a medium, such as methyl alcohol, in which 
the sulphates are extremely insoluble, the molecules cannot 
coalesce in the form of large crystals but remain in spherical 
masses and a colloidal sol results. In this way some years 
ago, Paal obtained in colloidal form the chlorides of sodium 
and potassium by the double decomposition of their organic 
compounds in organic media in which the chlorides were 
sufficiently insoluble. 

In the cases of the dispersion methods of preparation. Von 
Weimarn treats the electrically prepared metal sols as, in reality, 
the result of the condensation of small crystals from the 
vapours of the metals, and the colloids produced by re-solution 
of a precipitate, e.g. peptization, merely as samples of changes 
in the solubility of the precipitate due to the stabilizing ion. 

The theory put forward by Von Weimarn dispenses with 
the view suggested by Schulze, Carey Lea,^^ and others that 
in colloidal solutions we have allotropic forms of the various 
substances involved ; the allotropy is merely in the massing of 
the individual minute crystals (see Scherrer 

In addition to the forces outlined by the above theory, we 
must take account of the effect of the charge on the particles, 
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especially in the case of most suspensoids. In view of the 
work of Hardy on the globulins alone, one cannot neglect the 
effect of the electrical charges at any stage of the process. 
It may be that Von Weimarn includes them tacitly in the forces 
under factor A ; nevertheless, in the equilibrium state of the 
colloid, the charge on the particles is important enough to de- 
mand special attention. 

The problem of accounting for the charge possessed by 
colloidal particles has led to the suggestion of various theories 
as to the production of the colloidal particle. There can be 
no doubt that this charge is due primarily to some chemical 
combination followed by a partial dissociation of a portion of 
the colloidal unit. It is quite possible that these chemical 
actions may vary greatly in the nature and still bring about 
similar final results. Two or three examples of this may 
suffice. 

Duclaux^® and Jordis^”^ have shown pretty conclusively 
that, with such colloids as ferric hydrate, copper ferrocyanide, 
etc., produced by double decomposition, the particles constitut- 
ing the disperse phase consist in the main of the chemical com- 
pound named, but that this compound always retains a certain 
amount of one of the primary reacting substances, which in 
some way gives the charge to the particle. Conversely, 
Duclaux accounts for peptization by saying that this process 
adds to the precipitate to be redispersed the ions which produce 
the charge on the particles. In line with Duclaux's suggestion 
is Hardy’s discovery that the charge possessed by globulin 
particles depended on whether the medium was acidic or basic. 
As another instance of some chemical action, the writer^® 
(p. 1 51) has given evidence to show that the charge pos- 
sessed by the metallic particles of the Bredig electrically pre- 
pared solutions is due to a chemical reaction between the 
medium and the metal followed by dissociation. 

IL The Cause of the Stability of Colloidal Solutions. 

Practically every one who has attempted to account for the 
stability of colloidal solutions assumes that they are two-phase 
systems. The distinctions raised are as to the relations of 
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the two phases : (i) the purely physical theory looks upon the 
sols merely as suspensions of fine particles, each one of which 
is self-contained ; (2) Quincke’s theory assumes that the 
system of particles in the liquid medium constitutes a foam- 
like structure, the surrounding liquid being a true solution of 
a very slight amount of the disperse phase in the pure sol- 
vent, while the walls of the structure are solutions of a small 
quantity of the liquid in the solid. The latter is practically 
the view of Van Bemmelen as given by the adsorption 
compounds. In any case, the forces which determine the sta- 
bility of the sol, i.e. which keep the disperse phase from preci- 
pitating in response to gravity, are in the main : (i) surface 
tension, (2) electrical repulsions, and (3) the Brownian move- 
ments ; to these Duclaux has added the force due to osmotic 
pressure. 

Up to the present, attempts to account for the stability of 
both suspensoids and emulsoids by the same theory have been 
so unsuccessful that we are driven to divide them as suggested 
by Woudstra : “When we picture to ourselves the sols as 
structures of two phases with very great areas of contact, there 
are two possibilities : the surface of contact of the two phases 
is continuous or it is not In the first case we might imagine the 
sol as a honeycomb scaffolding of water dissolved in the colloid, 
surrounded by an aqueous solution of the colloidal material. 
In the second case, the sol consists of a number of discrete 
particles of the colloid which, under certain influences, are able 
to defy gravity and remain divided in the water which forms 
the medium. . . . To the first group belong gelatine, albumen, 
egg-albumen, silicic acid, etc., i.e. emulsoids in general ; to the 
second group (suspensoids), metal sols, sulphide sols, hydroxide 
sols, etc.” As has already been pointed out, these two groups 
differ in two particulars which have an exceedingly important 
bearing on their stability. First, those of the emulsoid group 
move little, if any, in an electric field, i.e. the particles 
show little if any charge, and, secondly, probably as a result 
of this lack of charge, these colloids are much less sensitive 
to added electrolytes than are the suspensoids. Follow- 
ing Quincke, then, we may assume that the all-important 
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factor in the stability of emuLsoids is the surface tension be- 
tween the two continuous phases of the sol 

On the other hand, we have in the case of the suspensoids, 
in addition to surface tension, the electrical forces due to the 
charge. The ix)tential energy due to surface tension, T, 
possessed by an area, A, is T x A, and, since the coalescence 
of particles will reduce the total surface area, in order to 
have the surface energy due to this cause a minimum, small 
particles will tend to coalesce into larger ones. At the same 
time, if each particle bears a definite change, the coales- 
cence of such particles will bring about an increase in the 
ix>tential energy due to the charge. Equilibrium will result 
when these two effects just counterbalance. That is, the total 
potential energy of the particles will be the sum of all such 
■quantities as 

Tx A -f |K. V, [or Tx A -f iEVC, or Tx A + 

where T represents the surface tension between the particle and 
the liquid, V the ix>tential difference between the particle and 
the liquid, arnl A, C, and E respectively the area, capacity, and 
the charge of each |>article. In the case of spherical, conduct- 
ing particles bearing charges of a certain definite size and sur- 
rounded by an outer layer of ions of an opposite charge, the 
capacity of a single particle will be (p. 137) 

C « K. r^ld, 

where r is the radius of the solid core of the particle, 

d is the average distance between the surface of the core 
and the outer layer, and 
K is the dielectric constant of the medium. 

The coalescence of two such particles reduces the capacity of 
the two and therefore increases the potential energy due to 
the charges on the particles. 

We may say then that the charges on the separate particles 
keep them separated while the forces of surface tension, if left 
to themselves, would cause coalescence and consequent coagu- 
lation. As seen from the three forms of the equation for the 
potential energy above, anything which lessens the value of 
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V, ivhen (* is unrhangcrl. will dccn^asc the |ir>tcnti«‘t! energy and 
consequently weaken the force o|)poHCc| to surface tciision. 
When |)OHsible tins will take {dace and coriseqiiciitly the sol 
will tend tf> coagulate wlaen V' is flccrcstsed. 

So far tlicre is fair agret^ment in the vitnvs f#f varimis 
workers; a great deal of disnission has taken phtia: on the 
question as to how the partic'les really laxome rhargi!ri. On 
account of the siinilarities Ind ween <ad!oida! aiul electro anidos- 
niose fcX|H*rinu!fits, the early worktu’s accfaintefl for the rnolu!- 
ity c-*f the partickss in an electric field liy Haying that there is 
a coritact difference: of potential iHrtween the particle and llic 
!tt|yid. In view of our lack of knowledge of what contact 
difference [ailential really tneaiis, siicli a Htaltrintuil is hardly 
an eKfdanaticm <4' how the c:harging cunie.^ about Partkdes 
were kiunen to Iwxutm: either pjsiiively negatiiady charged, 
and f^amination n( variruis results led Coefin to forrnuiate 
the Iblbm’ing eiiifiirical law : ** A Huhstance of higher fiieicciric 
constant ciliarges dself positively when it comet in contact with 
a substance of smaller dielectric constant ”, Later 1 leyriweiicr®^ 
.sliowe^l that tins law^ tlid ni4, hojri in the eases isf metals and 
liquids. 

Since the work f4 Lerrin**' there is no doubt that the |:#ro* 
c:csH IS rhie to cder^rolytic irms. Jvarly workers (&g, Brcdig*^} 
adojiied the ['irinripie cnmicialed liy Xeriistf"^ vi/, that every 
ion |'ioH?a:HScr! a sjiccific sedution pressure in any given ikjuick 
and conceived the complete colloidal unit to consist of a solii! 
core charged' by the loss ?if certain pisilive or iiegati'Ve ions 
whielt form an outer layer al3<jiit this am:: this is the double 
layer jjrojMxscd by Quificke'"'^ and llelmlioli/. "- Ilic j;iriric;i{:jiii 
differences expressetl in the vsew^s of later wrilers have iM^eii 
fiierely regarding the nature of llii--^ dissr-caliom Ililliler 
suggested that the Cfdloidal j^article, eg- silver, disHoIvcs in 
accordiince wdlli XerrislX law, but only in the form of prisitii’e 
ioiiH ; criiiseqiieiilly the core left is iiegaliiely rhargecl Thiis 
an electrical cioiible layer is ftsrmcr! mi the surtace of the 
Cfilioidal jiartkde, the outer layer j^iHjiive, Ihc tinier layer 
ncgntiioi, I1ie svriler, on the other hand, hm siibmilled 
evidence lo show that the dissociation in the rases of the 
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llrcciig metal sols is really that of a layer of hydroxide or 
hydride mi the surface of the metal xiarticles. Duclaux^® 
believes that the charge always arises from the dissociation 
of a portion of extraneous substance retained by the particles 
from the reacting media ; for example, he has shown that in 
the colloiria! I'larticles of ferric hydroxide, there is always re- 
tained a small trace of ferric chloride, which was used in the 
prexiuciion of the sol He pictures the colloidal particle thus : 
an inner solid core of ferric oxide, surrounded by a layer of 
ferric chloride ; this latter layer dissociates, in the Nernst 
manner, leaving an excess of positive iron ions on the solid 
€f*re, and, as an outer layer, an atmosphere of negative 
chloride ions. 

As a conclusion, in the present state of our knowledge of 
these solutions, we may make the statement that the exist- 
ence of the colloidal particle is fundamentally clue to an equili- 
brium maintained between the forces of surface tension and 
the repulsion due to the electrical charges. In a stable colloid, 
settling to the bottom of the vessel in obedience to gravity 
is prevented, in the case of sufficiently small particles, by the 
molcctdar shocks which give rise to the Brownian movement 

II L The Nature of the Coagulation of Suspensoids. 

From these experimental data we see that the dominating 
factor in bringing about coagulation of the dispersoids is un- 
dnubtedly the neutralization of the charge possessed by the 
particle. This may conceivably be done by so altering the 
profierlies of the liquid medium itself that the dissociation 
firodycing the electric double layer is lessened ; this would bring 
about at least a partial recombination of the two charged 
layers. However, in most cases the experimental results 
point to an absorption by the particle of ions bearing a charge 
opposite to that of the particle (see Paine 

Billiter*-^^ supposed that the mobility of a colloidal particle 
in an electric field was due to the fact that, under the influence 
of the electric field, ions diffuse off the outside of the double 
layer into the surrounding medium and leave the colloidal unit 
with a net charge similar to that on the core itself. This 

• 
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colloidal particle then moves similarly to an ion. Billiter^s 
further assumption that this net charge is much below the charge 
on an ion and that coagulation represents a condensation of these 
particles about an ion, does not seem to be in agreement with 
the general experimental results. Nevertheless, we may con- 
sider, after Billiter, that any outer layer is a constantly chang- 
ing system of ions ; when a foreign electrolyte is added, there is 
an increase in the concentration of ions about the particle and, 
on account of some absorption effect, which may be due to 
surface concentration or merely strong electrical attraction, a 
certain number of ions of charge opposite to that on the core 
are drawn on to the core itself and thus produce the discharg- 
ing effect. Freundlich at one time suggested that the surfaces 
of colloidal particles act as semipermeable membranes with 
respect to ions, and that, in the case of a negatively charged 
particle, the migration velocity of positive ions is accelerated 
on passing the outer layer, while the velocity of negative ions 
is reduced ; and conversely for positively charged particles. 

The influence on coagulation of shaking the mixture, 
quick addition of the electrolyte, etc., and the existence of the 
initial, apparently quiescent period during coagulation, lends 
colour to the view, as expressed in Whetham's theory,®^ that 
the discharge of the particles and consequent coalescence, 
depends on a charge of a certain size being brought up to the 
particle. 

It is sometimes objected that such a theory cannot be 
applied to explain peptization. However, there is no reason 
why the converse effect may not take place when the stabilizing 
ions are added to the moist coagulum to be peptized. An 
analogous phenomenon has been recorded by the writer: 
exceedingly small doses of aluminium sulphate added to a 
Bredig silver sol produces coagulation ; if to a series of 
similar samples of the sol increasingly large amounts of the 
sulphate are added, it is found that the coagulative power of 
the salt goes through a maximum, and that large doses pro- 
duce a fairly stable sol, in which, however, the particles are 
found to have changed from negatively charged to positively 
charged, presumably from the adsorbed aluminium ions. 
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C'iniiitcci tfiJit the particles are necessarily discharged before 
coagiilalififi nets in, the question as to how the coalescence 
occurs still rcmaiiw. Three active agencies are at work before 
the discharge iias taken j>lace, viz. surface tension, Brownian 
irif'n*i!int*ril, and eltxlrical repulsions. The first will always 
tend lo cause decrease in the total surface by coalescence, the 
Brciwniaii movement will continually tend to bring the par- 
ticles iiilo cidlisiori, but the electrical forces will always tend 
to jireveiit the particles approaching one another very closely. 

Anyone who has watched the movement of the particles either 
ill liquids or gases wall be struck by the fact that collisions do 
ncit a{>}H!Xir In take |dac:e ; two or three particles may approach 
cine another, rotate about a common centre for a few moments, 
and then lireak away. One is driven to the conclusion that 
they arc held afiart by considerable forces, while they are 
^ always knocked lielter-skelter by the molecular shocks. Once 
the elcrlrical re|)uIsioii is materially reduced, the surface 
tcri'Hioii forces come into play to cause coalescence.'^ 
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CHAPTER X. 


PRACTICAL APPLICATIONS OF THE STUDY OF COLLOIDAL 
SOLUTIONS. 

The practical applications of colloidal solutions are so wide- 
spread that entire volumes might be devoted to such questions 
as their relation to manufacturing processes, their occurrence 
and economic value in nature, and their importance in the 
physiology of the human body. We shall have to content 
ourselves with merely suggesting the outlines of this phase of 
the subject. 

IVocc.sscs essentially colloidal in their nature have been 
enijjloycd for many years prior to the development of the 
thi!oretical interest in colloidal solutions as such. Instances of 
this may be h)und in the manufacture of soaps, rubber, and 
|ia|ier, and in such proccs.ses as the extraction of sugar from 
beet -root. ^ Probably in no field has the theoretical treatment 
^>f Cfdloiflal solutions received wider application than in dyeing 
and the related industry of tanning. 

Modern accounts of the process of dyeing take into 
coiisideraticni the colloidal slate for two reasons : (l) the. 
textile fibrits be dyed are colloidal in their nature, and 
(2) many of the dye solutions are true colloidal solutions. 
,\Iichac!lis,“ Freiindlich and Neumann/* and Biltz and Pfenning^ 
have se|)arated the dyes into three classes with regard to their 
colloidal nature: viz. (i) those in which nearly all the sub- 
stance exists as visible ultramicrons and which may easily be 
siibjectirri to dialysis, ( 2 ) those in which the substance exists- 
as a mixture of submicrons, amicrons, and possibly molecules 
and which may be dialysed but only at a very slow rate, and 
(3; those which contain no visible ultramicrons but which show 
niioresccnce and diffuse readily through parchment paper. 

209 1 4 
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The actum «>f tlir dyc% uf iIhthc! variniis ckihsir*; in cleteriiiiiicfi 
by the exti*nt. td” the-'r irMlioiilal imiimfllvu. M;iiiy wrilerf; luiix* 
given ;i rr»lliiid;il thrf*ry nf tin* whf^le proresH cif dyeing; the 
rvhillun of the eletiricvil rharge {Ke^seH^ed liy tfn* part kle of the 
dye to tlic arlion has l,>een partirylariy eriipliasi/.ed by Gci^ and 
Harrison/' and by FmlnmnnJ^ while the fyiielitin of fniirdafil*i 
an a phaMc* of i:olloidal fH..!haviour in si.i|,jge.HtecI by Knifft “ and 
otlan’H, W’orai ^ uiiifieH the varioin o#nl1iciiiig Iheorits eif the 
prrHar^H of dyeing hy pointing rnit that this prrcus*^ in really 
dual in itn naltire. tfie two Hiagen in itie process fieing (i) 
al.>Horption of tfie dye by the lilire tisHue, aiai ( 2 ) the fixation 
of the riye in lla* fjin’e. I'hc* first , stage h, in general, an 
example cd thr! absorption plienmiiena of tfdloids as rietailcd 
by Van IlemiiieleM, whereas the fixatif^i may In: purely chemical 
in srane am*.^ or, in otliers, merely a precipitation of a rolloir! 
by salts. 

llu,: evolution fd thir jiholographic: jdale'’* serves as a strik- 
ing' example id the use of gelatine and sifiiilar colliiids in arts 
and indtisIricH. In the everyriay ojarraliwis involved ifi baking, 
distilling, and dairying, colloidal soiiitioiiH are always occur- 
ring, and many of the reaclioii$ are regiiliiled by the law^s 
■cT these solution^. 

It is pnibable that no one subsianc.c: i^ of inore iiitf-u’esl from 
its Cfdloidal nature than romfnon day. In the iiiaiiufactiires 
of cemeiil and fruredaim in the ptirificalkiii of efiliieril waters, 
and ill tlie treatment of various soils, the ctilloidii! properlieH 
«sf eday arc of the first inijMirtanre. 

(.day is defiiiefi as the miiiera! fiarl of the sr,iil and con- 
sists mainly fif rock material dividerl into iiarticles less than 
citKi:! inm. in diamcler (Kiihsi^II ; pure day cc,iiisisls of com- 
plex Hiiicaies conlaining much iron and aluriiiria/' while day 
as it is iiserl in the manufacinres ami as it exists in fertile soils 
%vi!! be iiiixed with varying pia^iiortions of calcitiiii carlionate 
and plmspliate. rrrganic' matter, ’-oil water c.cmtaiiiing carbrai 
<1ioxide ill .soliiiiMin and lesirhies of j-jlants. 

'ilic: selling *4 rvttHUii h now ihiaigfit to fie dm: to the slriw* 
fsiagiikifi- ‘Ti of the !:ydi« e<ide * of ‘dlisoii, aliiiiiiiiiiUTi, and iron 
and tile acliori tit the abo.alied carbon dioKide in fa'iiiiiig after a 
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time hardened calcium carbonate. The admixture of gravel 
to form concrete provides nuclei about which the coagulation 
takes place. The plasticity of the clay, so important in porce- 
lain manufacture, is explained by the fact that the clay in the 
air-dried state contains substances which dissolve in water 
in the colloidal state. In common with many other col- 
loids, clay in suspension has great absorptive power, not only 
for various ions in solution but also for many other substances 
both in the crystalloidal and colloidal states. In the coagu- 
lation of clay solutions, the coagulum will carry down the 
various absorbed substances. Since clays absorb and retain 
substances such as “ oils, fats, concentrated soap solutions, starch 
dextrine, maltose, glycerine, plant and animal albumin, casein, 
inorganic dyes such as Prussian blue and Turnbulfs blue, all 
coal-tar dyes . . animal colouring matters such as carmine, 
the colouring matter of the blood, the yellowish-brown 
colouring matter of urine, faecal matter, further, all bad 
odours, and certain hydrocarbons — they are suitable for 
clearing, decolorizing, and purifying the effluent waters of 
factories and works, which contain substances in the colloidal 
state, and many colouring matters, those of the carbohydrate 
industries, starch and dextrine, dyeing, tanning, soap-boiling^ 
paper and sugar works, breweries and distilleries, and finally 
town sewage Such a coagulation is of daily occurrence 
in the formation of deltas at river mouths ; on meeting 
the salt water of the ocean the silt of the river water is coagu- 
lated quickly. 

The greatest economic importance of clay is as an essential 
element of a good agricultural soil ; its importance is not so 
much on account of its chemical composition as it is due to the 
colloidal nature of the clay. “ It is a mistake to suppose that 
the medium on which the soil organisms live and which is in 
contact with the plant roots, is the inert mineral matter that 
forms the bulk of the soil. Instead the medium is the colloidal 
complex of organic and inorganic compounds, usually more or 
less saturated with water, that envelops the mineral particles ; 
it is therefore analogous to the plate of nutrient jelly, used 
by bacteriologists, while the mineral particles serve mainly to 
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support the medium and control the supply of air and water 
and, to some extent, the temperature.” The great absorptive 
jxiwcr of these surface colloids in the soil suffices to retain near 
the surface jiractically the whole of any food added to the soil ; 
this results in time in the development of a rich humus at the 
surface. Whatever the view taken of the necessary com- 
position of the soil colloids,'® there is unanimity in ascribing 
to the colloids the e.ssential actions of a good soil ; for example, 
the formation of compound fine particles in the humus, the 
absorption of .soluble manures, the retention of water, the 
a.scent of water from great depths (Idnde '^), the swelling of 
the soils when wet and the contraction when dry, are probably 
all e.ssentially colloidal phenomena. 

The extensive interest developed recently in colloidal solu- 
tions has had important bearing on the study of physiology. 
Advances have been marked in two directions : (i) the increased 
power of observation afforded by the ultramicroscope, and (2) 
the extended study of the body fluids as colloids. Under the 
finst heading, we may draw attention to the new bacteria first 
identified by the use of the ultramicroscope, such as those 
relating to yellow fever, foot and mouth disease, certain forms 
of cholera, and tobacco disease ; again, Raehlmann’s ultramicro- 
scopic .study'® of blood and urine has confirmed our know- 
ledge of the.se fluids under various conditions, e.g. he identi- 
fied particles of albumen in the urine of nephritic patients. In 
the second place, studies of such problems as the change in the 
viscosity of the body fluids under changing circumstances,*" 
the influence of salts on the properties and action of the blood," 
and the laws regulating the permeability of cell walls for salts 
and colloids in the human body, are bound to advance both our 
knowledge of the action of the normal body and our power of 
treatment of abnormal condition.?. 

In ail the.se phases of the practical applications of the work 
cm colloidal .solutions we see what a vast unexplored region is 
.still before us. 

In .spite of the immense amount of work that has been 
fione during the la.st twenty year.?, it is quite apparent that, both 
from a theoretical and a practical point of view, there still is 
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need for much additional research before one would be able to 
suggest, with any degree of satisfaction, a general theory of the 
colloidal state. We may very well conclude with the words 
used by the pioneer worker Zsigmondy, in closing his first 
account of the early work on colloidal solutions : — 

From the foregoing outline no general theory of colloids 
can be given, for the study of colloids has become a great and 
extensive science, in the development of which many must 
assist ; only when the voluminous material supplied by much 
physico-chemical research has been properly systematized, will 
the theory of colloidal solutions be raised from mere considera- 
tion of the similarities in special cases to the standing of an 
exact science.’^ 
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The book has been thoroughly revised for this new edition. 
Certain parts, particularly the chapters on introduction to the 
subject, and on the Coagulation of Colloids have been almost 
entirely rewritten in the light, of recent work. No attempt 
has been made to alter the last chapter on the practical 
applications of the study of colloidal solutions, as such a 
topic requires a whole treatise to itself. The Reports on 
Colloid Chemistry and its General and Industrial Applications 
now being issued by the British Association for the advance- 
ment of Science are mines of information on this phase of the 
subject. 

I desire to thank Dr. D. A. Keys of Corpus Christi 
College, Cambridge, for his assistance in the proof-reading for 
this edition. 

E. F. BURTON. 
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The present attempt to give an outline of the study of 
colloidal solutions has to do particularly with its interest 
to the student of Physics. Both by aim and necessity the 
writer has kept in mind the relation of colloids to the 
development of Physics. For this reason rather extended 
treatment is given of the development of the ultramicroscope 
and the confirmation of the kinetic theory of matter afforded 
by the theoretical and experimental study of the Brownian 
movement. When we come to deal with the phenomena of 
the charge possessed by the colloidal particle, the surface 
tension between the particle and the surrounding medium, 
and the mechanism of coagulation, we approach the most 
important problem of physics and chemistry, namely, the 
unfolding of the interaction of the ultimate particles of matter 
on one another. 

The plan of the book is apparent from the table of 
contents. Under the head of preparation and classification, 

I have attempted to offer systematic tables of various classes 
of colloids having something in common, and have quoted 
types of methods of preparation to enable the reader to find 
out where to look for detailed information. Chapters III. to 
VIL inclusive might be called the physics of colloidal study ; 
they embrace the greater part of the book and will probably 
appeal particularly to the student of pure physics. In dealing 
with the question of the coagulation of sols, we come to the 
part of the subject on which probably the greatest amount of 
work has been done and from which we may expect most 
definite ideas as to the reason for the stability of colloidal 
solutions. 
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As to the arrangement of the bibliography, the numbers 
in each chapter refer to the list immediately following the 
chapter. Although this entails a few repetitions, it is hoped 
that it will prove of. more immediate value to the reader than 
a general bibliography for the whole at the end of the 
volume. In addition to the references throughout the book, 
the following treatises should be listed as standards of refer- 
ence in colloidal study : — 

Zsigmondy, “Zur Erkenntnis der Kolloide”. 1905. (English 
translation by Alexander. 1909.) 

Cotton et Mouton, ‘‘ Les ultramicroscopes et les objets ultramicro- 
scopiques”. 1906. 
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Freundlich, Kapillar chemie”. 1909. 

van Bemmelen, “ Die Absorption”. 1911. 

Zsigmondy, Kolloidchemie ”. 1912. 

The. Svedberg, Die Existenz der Molekiile”. 1912. 

Side by side with these, one must mention the Zeitschrift 
fur Chemie und Industrie der Kolloide (Kolloid-Zeitschrift) 'I 
and the “ Kolldidchemische Beihefte,’' published by Wo. 
Ostwald ; anyone hoping to have any complete conception 
of the subject should be familiar with these journals from their 
beginnings. The few references made to these journals in the 
bibliographies do not represent adequately one's real indebted- 
ness to them. 

I desjre to express here the sense of gratitude I feel to 
Sir J. J. Thomson, who first suggested the subject of colloids 
to me, and who has invariably shown a keen and sympathetic 
intere.st in the work, and also to Mr. W. B. Hardy, F.R.S., 
one of the pioneers of the modern work on colloids who, 
during the writer's residence in Cambridge, was a continual 
source of help and inspiration. 

E. F. BURTON. 


University of Toronto, 

Toronto, Canada, August, 1914. 
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CHAPTER L 


• INTRODUCTION. 

Recent advances in many branches of scientific research have 
tended to emphasize the essential unity of all the sciences in 
the strugg-le to unfold the mysteries of the phenomena of life 
and nature. Biology, physiology, biochemistry, physical 
chemistry, and pure physics deal fundamentally with the same 
laws, and it is becoming more and more difficult to delimit the 
region peculiar to each. Few lines of recent research exhibit 
such ramifications of interest as that dealing with colloidal 
solutions. 

The rapid development in our knowledge of these solutions 
is due to the confluence of some three or four lines of investi- 
gation, each having its beginning early in the last century. 

1. For several hundred years biologists have observed and 
studied the motions of microscopic animalcules in liquids. 
About the year 1827, Robert Brown,^ the English biologist, 
found that even inanimate fine particles in liquids possessed a 
similar characteristic motion — a continual zig-zag movement 
which has come to be called the Brownian movement. This 
curious motion has been studied continuously since Brown’s 
time, and has recently contributed important quantitative con- 
firmation of the kinetic theory of matter.^ 

2. Faraday carried out many experiments to ^how the 
connexion between electricity and light. He at one time 
sought to find the effect exerted on light by very fine particles 
of metals suspended in liquid or solid media, e.g. in water or 
glass. ^ Faraday prepared several aqueous (colloidal) solutions 
of gold, and first suggested what is now believed to be the 
true constitution of these solutions. A few years later 
,T>¥idalP developed the experiment by which such small 
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particles may be revealed by the lateral diffusion of a ^beam 
of light traversing the solution, the so-called Tyndall phenom- 
enon. This led to the theoretical work on the blue colour of 
the sky and, later, to the investigation of the optical ab- 
sorption of colloidal solutions. 

3. About 1850, English microscopists, in their endeavour 
to increase the magnifying power of the microscope, introduced 
the method of illumination known under the name of dark 
background illumination.^ The characteristic of this method 
is that the direct illuminating beam is screened off, and the 
object is made visible by the light which it diffuses up the 
tube of the microscope. Although these early investigators 
used this method for the lateral illumination of ordinary micro- 
scopic objects, e.g. diatoms, after the invention of the slit ultra- 
microscope by Zsigmondy and Siedentopf,® the early method 
of dark background illumination was revived in the forms of 
other recent ultramicroscopes. 

4. The most direct antecedent of the modern work on col- 
loidal solutions is found in the investigations of Graham on 
the rates of diffusion of various substances in water. He found 
that all substances fall into two classes — those with very slow 
diffusion (which he called colloids), and those with a higher 
order of diffusion rate (crystalloids). Using permeable septa, 
such as employed by early workers on osmosis, he found 
that his colloids did not diffuse through them at all, while 
the crystalloidal materials went through the septa quite 
readily. 

On account of these diffusion experiments, Graham sug- 
gested that the ‘‘colloidal molecules may be constituted by 
the grouping together of a number of smaller crystalloidal 
molecules’'- But it was just such aggregates which should 
show the Tyndall phenomenon when the solution is illumin- 
ated by a narrow beam of light. Such tests were applied to 
these solutions by Linder and Picton® ; they prepared a series 
of solutions of arsenious sulphide in which, by the use of the 
Tyndall phenomenon, the rate of diffusion, and the velocity of 
settling under gravity, they were able to grade the sizes of the 
particles from aggregates visible in an ordinary microscope ta 
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those just bordering on the upper limit of the size of mole- 
cules/ This direct proof of the existence of comparatively 
large aggregates of molecules offered a challenge to the 
microscopist to attempt to extend the range of the ordinary 
microscope to bring much smaller particles into view than he 
had hitherto done. In answer to this challenge, Zsigmondy 
and Siedentopf set themselves to apply the principle of the 
Tyndall phenomenon to the illumination of the ordinary 
microscope ; the result was the production of the first so-called 
ultramicroscope. There soon followed from various optical 
manufacturers and scientific workers the simpler types of 
ultramicroscope, which adopted, consciously or unconsciously, 
the method of dark background illumination of the early 
English microscopists. 

The use of the ultramicroscope has given direct visual 
evidence of the existence of discrete particles of matter in 
suspension in solids, liquids, and gases of sizes ranging all the 
way from that of the largest molecule to that seen in compar- 
atively coarse suspensions ; the definite determination of the 
sizes of such particles has led to the modern definition of a 
colloidal solution. Generally, a colloidal solution may be 
defined as a suspension, in a liquid medium, of fine particles 
which may be graded down from those of microscopic to 
those of molecular dimensions ; these particles may be either 
homogeneous matter, solid or liquid, or solutions themselves 
of a small percentage of the medium in an otherwise homo- 
geneous complex.^ Such solutions may be prepared in almost 
numberless ways, and, in their properties, may betray variations 
as numerous as the methods of preparation. The one property 
common to all such solutions is that the suspended matter will 
remain almost indefinitely in suspension in the liquid, gener- 
ally in spite of rather wide variations in temperature and 
pressure ; the natural tendency to settle due to gravity is over- 
balanced by some other force tending to keep the small masses 
in suspension. 

The ultramicroscope showed that the particles in sus- 
pension in colloidal solutions possessed a very lively Brownian 
mfi^vement, much more rapid than that shown by ordinary 
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microscopic particles since the rate of motion increases^ very 
rapidly as the size of the particles decreases. 

The discovery made many years ago that the Brownian 
movement was usually destroyed by the addition of electrolytes 
to the solution, indicated some connexion between these 
particles and electrically charged ions. In common with 
coarse suspensions of such materials as clay, graphite, quartz, 
amber, etc., in various fluids, generally speaking, these colloidal 
particles are found to be electrically charged ; that is, they 
will move in an electrical field maintained between two elect- 
rodes placed in the solution. In some cases the particles are 
positively charged, in others, negatively. Again, although 
these solutions are very stable and when left undisturbed will 
remain practically unchanged, the suspended matter may be 
precipitated in a variety of ways; as a general rule, the 
addition to the solution of electrically conducting solutions 
(electrolytes) will induce coagulation in a short time. 

The chapters which follow will deal with the physical as- 
pect of colloidal solutions from four points of view : (i) their 
preparation and classification; (2) the general properties of 
such solutions ; (3) the theoretical importance of the study of 
such solutions, and (4) the practical importance of colloids, as 
for example in physiology and technology. 

As will be seen in the description of the methods of pre- 
paration of colloidal solutions, the process of formation of the 
particles follows one or other of two directions : either very 
small (molecular) units combine to form large particles, or 
large masses break down to the size of the small particles of 
the colloidal solution. In either case, the final permanent size 
of the particle seems to be fixed by an equilibrium of forces, 
the analysis of which forms one of the most fascinating 
problems in physics and chemistry. As a result of the inter- 
action of such forces as crystal-forming tendencies, surface 
tension, and electrical attraction or repulsion, the particles 
either grow or diminish to a certain size dependent on the 
material of the particle and of the medium. 

Apart from the analysis of the forces contributing to the 
stability of colloidal solutions and the explanation of #he. 
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#?!' the ;4rifiition nf electrolytic irnis on thin stability^ the 
rtiief' iiitirrest in the study of these soIiiIjcjiih for tlie physicist 
itiay hi* iiiflicaled luidcr two heads. In the first fila«:e, the 
\eiirk of MiuHieiiid"' Snnduchowski,*^ and I^anicevin,^" in offering 
e^aci HKi!henialir:al hirinuhe whereiiy the BrciWiiian movement 
may he qiiaiililatively te'Ueihand the investigations of 1/errin 
oil the flistrilwtiori of the partudes near the Hiirfao.: fd" a liquid, 
afford nae4 striking evifienet* of the truth of the fundatricmtal 
!iy|M'iilie’.es fit the kinetic tlits>ry of licjuidn and gasten and of the 
e:KiHteme of the lurdisaile. Secondly, fcdIovvin|j out haraday’s 
aiiti lyialairH work «ai thi* o|'itk:a! projK.trtieH of' these stdutions, 
iiiaMV iiitei'eHlirig reHearches have l>eeii carried f.nit dealing with 
the rriloiir nmi light alHor|»tion td such solutions, and leading' 
to siiggr ‘it as to the form and structure *4 the partitdeH.*'* 
judging by flu* literature on the sulqect anrl considerinit 
the coiiip^-isition aial action of tiie constituent fluids rif tlie 
aiiiiml f^sriy, w-e may ccmclurie that tin* study of c:ol!oidal 
snliiiirfiis h of surpassing interest to the bifdogiHt. The 
if I veil I ion of t!ie iilif;inncTO’a:ope haa hrofiglit into vimv fiodies, 
e.g, rertaifi gerficc which were theretohm* urirh'Kcovered. The 
ahiindai'ire aial uldquity fd" natural ccdlokls in tin* human laaly 
brings into prominence llu’ work oii Hcnniqiermealile meirn- 
surface lerision, and the rdle jdayerl by tlie 
|.4rotf’rlive col!okls» Indeed, fVrrin has suggeHtcfci a colloidal 
exjikirialKifi rif the jirocess r»f primary cel! gro%vth and cell 
ihvisioii, an idea which in somewhat supporlctd by tlie phe* 
fioiiietion of gahatfiolrojdsm of rnkroscopic' aiiimalsd^'* 

A iiirie «ainnan’ati«»n of the y-iC of colloids in technology 
woiilrl ooaipy much space at. this poinfd''^ Dyeing, tan- 
n’mii, glass fiialiing, remeni harfirning, and rutil»er ntanufiitdjire 
affonl r,taiiip!es of tlm %vay in whi«'ti the jiroperlies cd‘ thera,! 
soliilst^fs %vere ittade use rd‘ liefoicr llieir real ronstitutiori had 
lipcoiiic a siitiject of llieorf-dically imprirtaiit work. In reality 
there are very h*w inraieni |■|latu^facllir^ng proce*iHeH which do 
rm! employ siidi sidulions. Ib|ually k file role of 

siiih in the priK'CHs of luittire ; m an instance of thifi, 

aseiiipliasi/ed by van Ileffimden,®'^ the retentive piwer of rich 
softs for the mltn necessary to the growddi of plants i^i rluc! 
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directly to the existence of colloidal solutions in the hnmus 
and clay of the soil. 

Although there is, as yet, little finality in the study of 
these solutions, the vast amount of work that has been and is 
being done will probably justify attempts from time to time 
to re-state a summary of our knowledge of them. 
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CHAPTER IL 


PREPARATION AND CLASSIFICATION OF COLLOIDAL SOLUTIONS. 

The term, colloid, was used first by Graham about i86i, to 
denote a class of substances, many of them of a gummy con- 
sistency, which had an extremely low rate of diffusion through 
media in which they were dissolved. As the result of an ex- 
tensive series of experiments on the rates of diffusion of 
various compounds, he was led to divide all substances into 
two classes, the rate of diffusion of materials in one of the 
groups being much larger than the rate of those belonging to 
the other group. He found that such substances as silicic 
acid, soluble alumina, and certain organic compounds, viz. 
gum-arabic, tannin, dextrin, caramel, and albumen, possess 
extremely slow rates of diffusion into pure water, compared 
with the rates of such compounds as sodium chloride, common 
acids, etc. The former group he called colloids, while the 
latter he designated crystalloids on account of the fact that 
they usually crystallize from saturated solutions. Further 
examination of the properties of the substances in the two 
classes showed him that there was a very general line of 
cleavage between the two groups. 

“They appear like different worlds of matter, and give 
occasion to a corresponding division of chemical science. The 
distinction between these kinds of matter is that subsisting 
between the material of a mineral and that of an organized 
mass. 

“ The colloidal character is not obliterated by liquefaction, 
and is, therefore, more than a modification of the physical con- 
dition of solid. Some colloids are soluble in water, as gelatine 
and gum-arabic ; and some are insoluble, like gum-tragacanth. 
Some colloids again form solid compounds with water, as 
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gelatine and gum-tragacanth, while others like tannin dc^not. 
In such points the colloids exhibit as great a diversity of pro- 
perty as the crystalloids. A certain parallelism is maintained 
between the two classes notwithstanding their differences. 

“The phenomena of the solution of a salt or crystalloid 
probably all appear in the solution of a colloid, but greatly 
reduced in degree. The process becomes slow ; time, indeed, 
appearing essential to all colloidal changes. The change of 
temperature usually occurring in the act of solution becomes 
barely perceptible. The liquid is always sensibly gummy or 
viscous when concentrated. The colloid, although often dis- 
solved in a large proportion by its solvent, is held in solution 
by a singularly feeble force. Hence colloids are generally 
displaced or precipitated by the addition to their solution of 
any substance from the other class. Of all the properties 
of liquid colloids, their slow diffusion in water, and their 
arrest by colloidal septa are the most serviceable in distin- 
guishing them from crystalloids. Colloids have feeble 
chemical reactions, but they exhibit at the same time a very 
general sensibility to liquid reagents. . . . 

“The inquiry suggests itself whether the colloidal mole- 
cule may not be constituted by the grouping together of a 
number of smaller crystalloidal molecules, and whether the 
basis of colloidality may not really be this composite character 
of the molecule.’’ ^ 

As indicated above, Graham found that the solution of a 
colloid would not pass through a membrane of a solid colloid, 
while solutions of crystalloids do so with the utmost ease. 
This property is of the greatest importance as a practical means 
of freeing solutions of colloids from crystalloidal impurities, 
i.e. by so-called dialysis. 

While Graham called the particular substances — gelatine, 
gum-arabic, tannin, alumina, etc. — colloids, there is distinct 
indication in the above quotation that he was well aware of 
the intimate relation that must subsist between the solvent 
and the solute. Modern work has shown that it is incorrect 
to speak of colloidal substances as a particular class. Krafft ^ 
has observed that the alkali salts of the higher fatty acids-^ 
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steamte, palmitate, oleate — dissolve in alcotibt^^ crystalloids 
with normal molecular weights, but in watbr 
colloids. The reverse is true of sodium chloride ; foimd^ 

that the latter gave a colloidal solution in benzol, while, of 
course, it gives a crystalloidal solution in water (Karczag^). 
More recently, Von Weimarn ^ has demonstrated, by the 
preparation of colloidal solutions of over two hundred chemical 
substances (salts, elements, etc), that, by proper manipulation^ 
almost any substance which exists in the solid state can be 
produced in solution, either as a colloid or as a crystalloid ; 
and that, as shown by many other workers, in some cases 
it is merely a matter of the concentration of the reacting 
components whether one gets crystalloidal or colloidal solu- 
tions. 

Consequently, we now speak of matter being in the 
colloidal state rather than of certain substances as colloids — 
the essential characteristic of the colloidal state being that the 
substance will exist indefinitely as a suspension of solid (or, 
in some cases, probably liquid) masses of very small size in 
some liquid media, e.g. water, alcohol, benzol, glycerine, etc. 
According to the medium employed the resulting solutions 
or suspensions are called, after Graham, hydrosols, alcosols, 
benzosols, glycersols, etc. 

When a general treatment of the theory of such solutions 
is attempted, it is seen that they are related in their properties, 
on the one hand, to distributions, in finely divided state, of a 
solid through a solid medium, as for example, gold ruby glass ; 
and, on the other hand, to distributions of finely divided solids 
in gaseous media as, for example, smoke in air. To all such 
heterogeneous mixtures of solid, liquid, or gas in state of sus- 
pension in solid, liquid or gaseous media, the name dispersoid 
has been given ; the theory of the equilibrium of dispersoids 
in general has been treated by Freundlich,® Wo. Ostwald,*^ 
and Von Weimarn.^ Following the nomenclature adopted 
by these writers, we shall call the finely divided masses, the 
disperse phase, while the medium through which the particles 
are distributed will be called the dispersion medium. 

•Taking the three states of matter — solid, liquid, and 
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gaseous — we should have the nine different kinds of *dis- 
persoids indicated in the following table (Table I), in which is 
also given examples of the various systems : — 

TABLE I. 



Disperse phase. 

Dispersion medium. 

Examples. 

I 

Solid in 

Solid. 

Solid solutions, gold ruby glass, carbon, 
in steel, rock salt with sodium. 

2 

Liquid in 

Solid. 

Liquid in minerals, water of crystalliza- 
tion. 

3 

Gas in 

Solid. 

Gases in minerals, meerschaum, hydro- 
g-en in various metals. 

4 

Solid in 

Liquid. 

Colloidal solutions of metals. 

5 

Liquid in 

Liquid. 

Emulsion of oil in water. 

6 

Gas in 

Liquid. 

Air in water, foam. 

7 

Solid in 

Gas. 

Smoke in air, salammoniac powder in 
air. 

8 

Liquid in 

Gas. 

Clouds, gases at their critical state. 

9 

Gas in 

Gas. 

Not a dispersoid, merely a mixture of 
molecules. 


So-called colloidal solutions are included under groups (4) 
and (5), chiefly the former. They include such of those dis- 
persoids as have the individuals of the disperse phase with 
diameters lying between two fairly definite limits. The upper 
limit is set by those particles which settle under gravitation 
in a short time; the lower 'limit is fixed by the power of the 
ultramicroscope to render the particles visible. So we have, 
after Wo. Ostwald, the following classification of these disper- 
soids : — 

Dispersoids. [4] and [5]. 

Coarse Colloidal Molecular 

suspensions. solutions. solutions. 

^ >Ir Jr 

Diameters of particles: ]>o*i between o*i ^ and <^i*o 

1*0 }X.fX 

* fjL equals 10-^ mm. = 10-^ cm. /i/t = 10 “® mm. = lo-’^ cm. 

Even among this limited number of dispersoids, we find 
great diversity of structure and property ; in order to recog- 
nize the common bonds involved, one needs to evolve some 
kind of classification of the various solutions. The present 
state of our knowledge does not justify any very final, far- 
reaching classification, such as into groups, families, etc. ; %ut 
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nevertheless the dispersoids do fall into two fairly well-recog- 
nized groups, — a division indicated by Graham himself. He 
notes that the comparatively small number of solutions with 
which he worked fell into two classes. Some colloids, as 
gelatine, gum-tragacanth, form solid compounds with water, 
while others like tannin do not” ^ These two classes have 
been differentiated by Noyes ^ as follows : (i) viscous, gelatiniz- 
ing colloidal mixtures, not (easily) coagulated by salts, and 
(2) non-viscous, non-gelatinizing, but readily coagulable mix- 
tures. This same division has been retained almost exactly 
by various writers under different group names, as shown in 
Table II. Those of the gelatine type may be dissolved di- 
rectly in the medium ; when placed in the dry state in the 
liquid (usually water) they absorb a large amount of the liquid, 
gradually swell with the absorption, until, at sufficient dilution, 
the solid becomes distributed in a finely divided state through- 
out the medium. The concensus of opinion seems to be that 
we have in these cases a mixture of two solutions, the disperse 
phase consisting of a solution of water in the fine solid particles, 
the dispersion medium being a dilute true solution of the solid 
in the liquid medium. In those of the second group, the 
solid particles are not so intimately related to the liquid medium, 
and usually the colloidal state must be brought about by means 
other than simple direct solution. These various differences 
between the colloids of the two groups account for the variety 
of the names assigned by different authors. On the whole, 
emulsoid and suspensoid seem to be the most suitable, for 
reasons which will develop in the course of this chapter. 


TABLE II. 


Author. 

Gelatinizing type. 

N on-gelatinizing type. 

Hardy® 

Reversible. 

Non-reversible. 

Billitzer . . . . 

Hydrophilous. 

Anhydrophilous. 

Henri 

Stable. 

Unstable. 

Noyes® \ ... . 

Hoberi®/ .... 
Freundlich 

Colloidal solutions. 

Colloidal suspensions. 

Neumann^®/ 

Lyophile. 

Lyophobe, 

Bary^^ ..... 
Von WeiTnarn®\ . 

Dissolving colloids. 

Electrical colloids.'^ 

^^0. Ostwald"^ J . 

Emulsoid. 

Suspensoid. 
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In addition to the peculiarities already noted, the solutions 
of the gelatinous class, which we shall call emulsoids, have 
their particles very feebly charged, and do not seem to depend 
for their stability on the value of this charge. Their very 
general non-sensitiveness to the addition of traces of electro- 
lytes is another common property linking all such solutions in 
one class. However, when we consider the sub-class suspen- 
soids, we find a much greater variety of behaviour and have 
reasons for further classification. 

Many methods of classification, depending on the point of 
view taken, have been suggested: (i) According to the sizes 
of the particles of the disperse phase ; (2) According to the 
chemical constitution of the disperse phase, i.e. whether 
element, or salt, etc. (Zsigmondy ; (3) According to 
methods of preparation (Svedberg,^^ Ostwald ; (4) Accord- 
ing to physical properties and behaviour as colloids, a classi- 
fication which we shall attempt particularly from the point of 
view of the physical aspect of these solutions. 

1. Classification according to Size of Particles. 

The first classification is rather meaningless because the 

same solution may have particles of various sizes existing in it 
at one and the same time and, certainly, such experiments as 
those of Linder and Picton^^ on arsenic sulphide and those 
of Zsigmondy on gold sols have shown that solutions of 
identically the same chemical constitution can be produced 
with the disperse phase varying in size from that of gross 
suspensions to that of molecular solutions. 

2 . Classification according to Chemical Consti- 

tution. 

Zsigmondy's classification is particularly useful in reducing 
the whole range of colloidal solutions to a chemical system. 
His classification is as follows : — 

Aqueous colloidal solutions. 


Inorganic. 

Organic. 

Metals. Non-metals. | Sulphides. Salts. 

1 Oxides. 

Salts (soaps Albuminous 
and dyes). bodie% 


Pure. 


With Protective Colloid. 
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3. ^Classification according to Methods of Pre- 
paration. 

Comparing the methods of preparation given by various 
workers (see Svedberg,^^ Miiller/^ Ostwald/ Von Weimarn 
we have light shed on the diverse properties of colloidal solu- 
tions of this class. As pointed out by Svedberg, all the 
means of preparation of these solutions follow one or other 
of two general methods. Either the solid is taken en masse 
and in some way dispersed throughout the liquid medium 
(thee so-called dispersion method), or the disperse particles 
are made synthetically from molecules (the so-called conden- 
sation method). In Table III these methods are classified and 
the aqueous colloidal solutions obtained are indicated under 
each heading : detailed accounts of the method of preparation 
of typical solutions follow (see p. 14.) 

la, Chemical Reduction. 

This general method of producing fine suspensions of 
metallic particles in water was really employed as early as 1750 
in the case of gold solutions ; at a later time silver solutions 
were made in an analogous manner. By the use of various 
reagents, such as hydrogen gas, carbon monoxide, phosphorus, 
etc., the salts of the metals, in quite dilute solution, are re- 
duced so as to leave the pure metal in suspension. These gold 
and silver solutions offered a fascinating puzzle to chemists in 
the early part of the nineteenth century ; probably Faraday was 
the first to give experimental evidence of the true nature of 
such solutions, a view amply justified by the ultramicroscope. 
Since the invention of the latter instrument and the widening 
of the interest in such solutions, the number of metals so 
reduced has greatly increased, as has also the number of the 
reducing agents employed for the purpose. On account of 
its historical importance, we shall outline one of Faraday's 
methods of producing gold sols, as adapted by Zsigmondy. 

Reduction of Gold with Phosphorus (Faraday,^® Zsigmondy 

To 120 c.cs. conductivity water (redistilled through a 
silver worm) are added 15 mgms. of gold hydrochloride 


TABLE III.— PREPARATION OF AQUEOUS COLLOIDAL SOLUTIONS. 
I, Condensation Methods. 
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PREPARATION AND CLASSIFICATION 15 

(crystals of AuCl^ , H . 3H2O) and 37 ingms. of the purest 
potassium carbonate. The gold chloride is reduced by about 
0-5 C.C. of an ethereal solution of phosphorus, made by diluting 
a concentrated solution with five times its volume of ether. 
The formation of the hydrosol takes place slowly, the fluid 
becoming first bright brownish-red, and then gradually bright 
red, often with a tinge of brown-red, without showing the 
slightest turbidity in transmitted or reflected light. Particu- 
larly troublesome impurities in the water are the following : 
Phosphates of the alkaline earths, s{Hcate.s from the containing 
glass vessel, colloidally dissolved substances in ordinary com- 
mercial distilled water. 

lb. Chemical Oxidation. 

This method is important on account of its use in the 
production of sulphur— a reaction employed by chemists for 
many years. The production of the hydrosol is more a 
matter of manipulation of an old exfjeriment than any new 
development 


Colloidal Sulphur (Raffo“^j. 

70 grms. sulphuric acid (d i -84) are placed in a cylinder 
of about 300 CCS. capacity which is ke{>t in cold water. A 
solution of sodium hyposulphite (50 grms. pure crystals in 
30 CCS. distilled water) is added, drop by drop, while the acid 
is continually stirred. The hyposulphite must be added very 
slowly in order not to form too large masses of the insoluble 
sulphur, which is the end product of the reaction. When all 
the hyposulphite has been adde<i, the whole is placed in a flask. 
30 CCS. of distilled water addefi, the whole then shaken and 
warmed on a water bath for al)out ten minutes at 80" C. At 
this temperature, the original turbid, thick tnass clears quickly 
and assumes the sulphur-yellow colour. The first purification 
consists in filtering the whole through glass wool in order to 
remove the undissolved .sulphur. During the cooling the fil- 
trate deposits the sulphur again ; consequently it is set away 
in a cool place for some twelve hours. Heating and filtering 
is continued until all the insoluble .sulphur is removed. The 
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solution is then centrifuged, the sediment washed in a* little 
cold water, and then dissolved in as small a quantity of (hot) 
water as possible. The solution is neutralized by sodium car- 
bonate which precipitates the greater portion of the sulphur, 
leaving a stable sulphur solution containing about i per 
cent, sulphur and 6 per cent sodium sulphate. 

Ic. Hydrolysis. 

By hydrolysis is meant the decomposition which many 
chemical compounds (soluble in water) undergo when dis- 
solved in water. The action may be represented by the equa- 
tion — 

Ct . An + H, 0 : 2 :H . An + Ct . oh. 
where Ct and An stand for the cation and anion respectively 
of the dissolved substance. When, in the course of the hy- 
drolysis, a compound of small solubility, with respect to the 
water, is formed, conditions are favourable to the production 
of a colloidal solution. 

Colloidal Thoriu 7 ri Hydroxide (Biltz^‘^). 

A solution of 7 grms. of purest thorium nitrate in 50 c.cs. 
water gives, after five days’ dialysis, a hydrosol of thorium hy- 
droxide as clear as water. While the water is in the dialyser 
only a very slight osmotic rise is observed. The reaction of 
the solution is neutral ; with acidified ferrosulphate, nitrate can 
undoubtedly be recognized. Analysis gave 0*132 grm. thor- 
ium hydroxide per lOO c.cs. of solution. Evaporation on a 
water bath leaves a gummy .shining mass, which does not 
again dissolve in water. The colloidal solution is stable even 
after boiling. 

Id. Double Decompositmi. 

Under this heading, following Svedberg,^® we may include 
chemical condensation reactions which are not included under 
the three previous methods. They include the production of 
sulphides by the action of hydrogen sulphide on metallic solu- 
tions, of certain acids by the action of strong acids on salts, 
e.g. silicic acid by the action of hydrochloric acid on sodium 
silicate, etc. • 
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CUloidal Metallic Sulphides (Linder and Pictoii 

Solutions of metallic sulphides may be prepared in the 
following ways : — 

1. A solution of the metallic salts is allowed to run into 
sulphuretted hydrogen water, kept saturated by a stream «il 
gas. It may then be freed from imcombincd hydrogen snb 
phide gas by a current of hydrogen, and dialysed free: it 
from salts. 

2. The metallic hydrates are suspended in water and treated 
with hydrogen sulphide gas. 

The solutions obtained contain hydrogen sulphide riari 
bined, and are, in fact, solutions of hydrosulphides. 

By the first method one may obtain the solution of any 
metallic sulphide, provided no excess of acifi he present. An 
arsenide, acidified with hydrochloric acid, if allowed to run into 
hydrogen sulphide water will readily give a solution cfuitaiii* 
ing about 5 grms. of sulphide per litre. 


le. With Protective Colloid 


Many substances added to pure water teiui tr> retain any 
particles formed therein in a finely divided state of su^fieii^uon. 
For example, if traces of gelatine be added to very’dthile 
solutions of silver nitrate and potassium iodide, tlie ifisoltihle 
silver iodide, obtained by mixing the solutions, mnmm in ii 
state of fine suspension in the water. The gelatine seeni*i to 
exert some sort of protecting action f>n the stindl {larlirles^ 
preventing their coalescence into larger masses. In additimi 
to gelatine, gum-arabic, water-glass, dextrin, eg^g allitiuieig 
lysalbinic acid, protalbinic acid, tannin, starch, c;r*eiri, and 
glycerine have served as the protecting or ** srhui/. " M.llrtirl 
The exact function of the protective colloid h one c4 the very 
perplexing problems of colloid chemistry. 


Colloidal Gold Sol with Tannin as Pndeciive Cidloid UM\%Ki\t\ 
and Fischer 

To 100 C.CS. of ordinary distilled water arid a few thm,-, 
a neutralised i per cent solution of gold chtr,ririe ami. aftm 
stirring, a few drops of about o-l {x-r cent solution of Uumiu 
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This mixtiui; shnuhl praiiii ally r(*li)urlcss 

* '•» » , 'i'ACdLi, Over cl 

Bunsen hunicr fur a hnv inijait.-s while shakinfr constantly 
A chcrry-rc-l ..r .v.hii'.lt hla. k ■.„! in chtaiiifd. ’xhe tannh ’ 
not only actH as a re.I.uioK snl.stan.a* !,ut also as a protective 

/Al, sl/l'i i 

Mastic in Wafer. an .•xamph- of the mechanical dis- 
persion of a suhstanre in « ati-r ua; may quote the usual method 
of jn-oducin.; hydrosols ni uvmy of the natural t-ums (such as 
mastic) whir h are thetir..-!vr>, iiraduhle in water.-* A small 
(luantity of ma-.tic qtin. may be easily dissolved in ethyl alcohol ■ 
a few drops of sm h a solution uhrn mixefl with, .say, too c.cs.' 
of pure water giv.-s a iriillvy uhiti- imnanent solutio’n contain- 
ing ultramicroseoi.i.: parta les. The mastic content per c.c. is 
very .snndl, and the resulting liydrosol is exceedingly sensitive 
to the achlitifiM of derirolyii’s, 

//A P^iivfrir.aihm. 

It hm lonij \mim ktm%vn ilul ;m arc imdug between metal 
electrodes causes the diHiri!r|.:r;iiiMii t 4 ty. electrodes, and, as 
haoiday showed, the irirf;y dejiosiled in very fine particles. 
Breriig first a|ijilied this in thf* prejiaratioii of colloidal 
soluticms by ammm thv arc: ft. between two similar 

rnetal electrodes limd lirbnv Ihe surface of distilled water 
contained in a vessel of clean, very iiisoiiible glass or porce- 
lain. lie eniplfiyrd ,i curreiil of froiri 4 lo 10 amperes with 
a difference of priteiilial at the arr of from 30 lo 100 volts, 
and used ns electrodcxs rheiim-ally pure metals. Care should be 
taken that electroaiegai jve fiic’tah'* are not alloyed with electro- 
positive metals in the rlerlmdes iiseri In practice the arc 
may be made by some tlevire giviii|| iiiterrnittent sparking 
between the electrode,*^. If rorilaiuinalioii is rigidly avoided, 
the pulverimi metal di.siributrs it..clf tfiroiigh the liquid, 
giving rise to a Iransimrent rulniiref! solution which, in the 
pure state, will remain siabk! fnr any letiglh rif time. 

The intensity of the cufrcril in the BreeJig method is 
harmful when the electrofJes m-^d an? inad^j of the softer metals, ** 
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or wl?en sols are attempted in organic liquids. Vm this n-.t 
Svedberg^® has made use of an oscillating discharge- inun .in 
induction coil between specially construcUsl dectrod.o . <4 ih<' 
metals. The currents used were ofthe order (»f Ui miliiainjwnr * 

up to one or two amperes, the voltage being from v> t'< .•'« > 

volts, so that the heating action of the spark wa . uiu- li h- 
duced. By this means he greatly extended tin: ntnn!»-j ..f 
both hydrosols and organosols produced electrically. -d o 

Morris- Airey and Long.®^) 

Chemical Dispersion Metlhhis. 

In the two methods of preparation included undc-r thi ^ hr t*! 
ing, the substance to be produced in the ccdhurial i i tin! 
precipitated in an ordinary chemical reaction atid tlie piri i|at 4 tr 
so treated as to induce its dispersion flic li*|ynl 

medium. In the first subdivision, the precipitant fierd fr- ,iii 

some coagulant (electrolyte) by washing with purr 
the second, the reverse takes place— souh! elertiMlyte 
added to the precipitate to bring the latter U* the dj ^prf **,4 
state. 


lie. Washing of Predpitaks, 

Soluble Molybdk Zlr/f/ f ller/elius 

This hydrate, e.g. precipitated from innlybiiic:; chhaid^ hy 
ammonia, is soluble in water. When nm preripit.ifrq ifir 
acid with ammonia, one sees that at dtii ihr prriri|e!4ir rr 
dissolves; finally this action ceases and the hydf.Pr i% tlirn 
completely precipitated, because it is insr»hiblr in 
ing salts, particularly the ammonium salt'., Wlwn ih^ .nr 
eliminated by washing out the precipitate, the fiyrimfr 
.to dissolve again, and finally it cotnpicicly div^nlvrs Im pr^.dn. r 
a reddish-yellow liquid-»-a hydrosol 


I / d, Peptizii tion, 

By the addition of acids or alkalies tf* ihr ptrrs|iii.#ir 
(hydrogel) from some colloidal sohitiofis, (iraham * ’.%4 t 4!,!^ 
to tring the substance into the hyclroso! slatf* ajpnn, 
the analogy between this action and the solulion W 
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colloids during the process of animal digestion, Graham called 
the above operation peptization. It is a method which has 
been employed with a great variety of reagents by many 
chemists since the time of Berzelius. 

Colloidal Aluminium Oxide (Muller 

50 CCS. of an aluminium chloride solution of 2-448 per 
cent AI2O3 content was placed in a flask, diluted with water 
and precipitated with ammonia at the boiling-point in the 
manner usually pursued in analytical chemistry. The solution 
was filtered and the precipitate carefully washed with hot water 
and then emptied into a flask to which some 250 c.cs. of water 
was added. By means of a burette small quantities of 1/20 
N hydrochloric acid solution were added and, after each such 
addition, the flask was again brought to the boiling-point, 
the water lost by evaporation being constantly supplied. The 
following phenomena were noticed : after the addition of the 
first traces of the acid, the precipitate was apparently un- 
changed ; with further addition, it assumed a slimy consistency ; 
finally, the point was reached where the original hydrogel 
which lay at the bottom of the flask in masses, distributed it- 
self in a completely uniform manner through the liquid, where- 
upon the latter assumed an opalescent aspect and passed easily 
and completely through a filter paper. 


4. Classification according to Physical Properties. 

The first attempt to classify colloids under this head is due 
to Hardy,® who divided all colloidal solutions into two classes 
which he called reversible and irreversible. Although not the 
original intention of Hardy, this division now depends on the 
characteristics of the dried residue left after evaporating the 
solution. If, as in the case of gelatine, the residue will dissolve 
again in water and reproduce the colloidal state, the solution 
is said to be reversible ; if, on the other hand, as in the case of 
the Bredig metal sols, the dried residue cannot be redissolved 
in the liquid so as to give the dispersoid, the solution is said 
to be irreversible. These two classes are almost, but not 
entirely, co-existent with those of the other classifications 
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indica^ed in Table 11. This classification contemplates dried 
residues. However, in the solutions of the irreversible class 
there are great differences of behaviour of the residue when 
the latter is not thoroughly dried. Some solutions, such as 
copper ferrocyanide, can be reproduced if, to the moist co- 
agulum, a particular stabilizing ion be added ; in fact, the dis- 
persion method of peptization is this opt:ration on a moist 
coagulum. On the other hand, it is impossible to redissolve 
the coagulum from a Bredig metal sol, even if it is treated in 
the moist state. 

A second characteristic by which these solutions may be 
differentiated is their action when electrolytes arc added to 
them. “ Colloidal solutions differ in their relation to small con- 
centrations of salts, some, such as the hydrosols of metals, of 
silica and of alumina, are {)rcci[)itated— and others de[>cnd for 
their stability upon the presence of salts (Hardy ; others, 
such as sols with protective colloids, do not seem to he affected 
by the addition of electrolytes. A clc^se study of tlie methods 
of preparation suggests wide differences in the electrolytic 
content of different solutions, and consetjuent differences in 
their behaviour toward added electrolytcH. 

A third important physical property of the |)articles of the 
solutions is the sign of the charge which they l^ear. S>lutions 
belonging to any sub-group might ultiinately be divided into 
two sets, according to whether the particles are positively or 
negatively charged. No very exact rule may be laid down in 
this regard, except that, in general, oxides, hydroxides, and 
sols of easily oxidizable metals, usually have {.jositively 
charged particles, while materials which do easily oxidize 
give negatively charged particles. In the case of globulin, if 
the sol is acidic, the particles arc positively charged ; if basic, 
negatively charged 

As indicated in Table IV, the iiifM general classification 
of colloidal solutions is that into the two large classes, suspen- 
soids and emulsoids. We have seen that thc.se two c!as.ses 
are almost co-extensive with other pairs of classes as given in 
Table II, and, roughly s|>eaking, are differentiated from one 
another by the nature of the coagiilum formed ; that is, tlie 
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emulsoids give a residuum which is a gel as in the case of 
gelatine, while the coagulum for those of the other class are 
non-gelatinous powders as in the case of gold sols. The name 
emulsoid has been suggested on account of the analogy which 
exists between these sols and ordinary emulsions. The 
principal members of this class are the sols of substances 
which make up the majority of the substances which Graham 
primarily denoted by the name colloid, i.e. gummy substance. 
They are gelatine, natural gums, tannin, dextrin, caramel, agar- 
agar, starch, concentrated soap solutions, rubber latex, col- 
lodion, cellulose, serum albumen, casein, and most other 
protein bodies. On account of their importance in investi- 
gations in physiology and biochemistry, there has been a 
tendency in the past to look upon these solutions as colloids 
par excellence, and their characteristics have been in a popular 
way recognized as the peculiar properties of colloidal solutions. 
There is evidence to show that the structure which exists in 
the solid gels obtained from these solutions really exists to a 
certain extent in the liquid solution ; at any rate these solu- 
tions have properties as regards viscosity, reversibility, sensi- 
tivity to added electrolytes, electrical charge on the disperse 
phase, etc., which are of quite a different order from corre- 
sponding properties of the dispersoids. This has led to 
considerable misunderstanding on the part of some scientists 
who may be inclined to question the advisability of including 
all the varieties of these solutions under the one heading — 
colloidal solutions. But, in spite of the great differences 
existing between these two classes, we do meet with both 
kinds side by side in many technical operations, as for 
example dyeing, while in the case of a mixture of a suspen- 
se id and an emulsoid, where the latter acts as a protective 
colloid, we have a solution which retains many of the 
characteristics of sols of both classes. 

With , regard to the sub-class, suspensoids, their behaviour 
as to reversibility and irreversibility, and their sensitiveness to 
added electrolytes, leads us to a classification which may be 
useful in helping us to understand colloidal solutions in general. 

1. First, v/e may group together those which have^the 


23 


preparation and Cr.ASSniCATlOX 

appearance of very fine suspensions of quite simsjlu uniform 
particle's; they are noticeable in their extreme sensitiveness 
to added electrolytic solutions, and have usually a very low 
electrical conductivity. Under this class are included the 
Bredig metallic solutions, Zsigmondy's gold solutions, etc.* 
They have in general a very small amount of the dis[)erse 
phase present per c.c. of .solution ; Bredig sols h;ivc metal 
present to the order of lO mgms. per loo c.cs. 

II and III. Closely allied to those named ahi»ve, wc have 
a large class which depend for their stability tipou a trace 
of salt absorbed by the colloidal {jjtrticle. h’or example, 
Duclaux““ prepared his solutions of colloirial coppe-r ferrocy- 
anide by the reaction of [Wtassiurn ferrocyanide on cupric 
chloride and found that the colloidal i>a*licle (i;f»pi»er ferrocy- 
anide) entangled a certain (piantity of potassium ; as the 
percentage of potassium was decreased the slalnlity' of the 
colloid decreased, and the particles tended ttj ctjagulate when 
the potassium content was reduced to zero. The coagulating 
power of electrolytes appeared to In’in to he flue to the siil»stilu- 
tion of a new ion for the {jotassium of the {lartidc, although 
it is not quite clear how thi.s action lesiilts in coagulation. 

As to additional members of thi-. cla-.n we may cite tlu: 
following facts : — 

(a) Hardy gives the example of acid and alkali globulin ais 
a true example of this class— the acid globulin retaining the 
negative radical of the acid, etc. 

{b) The historically iinfKrrtaut ferric hydrate colloirial 
solution depends for its stability on a trace the* retainerl 
ferric chloride, as dialysis to remove the chlot ide brings about 
coagulation. 

(r) Purified egg-albumen always contains chloride enough 
to react on silver nitrate. 

(d) Silicic acid nearly always contains traces of potassium, 
sodium, and hydrochloric acid ; contimicrl dialysis pnwiuccs 
coagulation. 

(e) The metallic sulphides, e.g. arHcnious sulphide and 
antimony sulphide, probably dejxrnd for their stability upon 
a slight trace of entrained hydrogen sulpiride. 
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f^t is iriij.K)rtanfc to point out that in some: eases, with 
cofiper fermcyanicle aiul silver iodide, after the aagiiluni is 
foniicci, aficliti(4i of the particular stabilizing ion in certain 
concentration to the moist coagulum rcprcahices tlie colloidal 
soliitiofi and, on this account, these collriidal sols mi|,[ht !h* 
called reversible, if we change the definition of rcvctrsilde 
make it refer to the? I'Xihaviour of the moist «:oaguhnn instead of' 
dry residues. This leads to a subdivisitni of these susfHnisoid'*, 
stabilized by an entrained irin, into t!u*se perfectly irrevcn'sil^Ie 
and those lawerfoide. Such i:<41oi(ial sstdiitions as the metallic 
hydrosulpliides, ferric hydrate, etc, when fjnee c'oagulated fm* 
evaporated] cannot be changed liack into dispe^rsoids by the 
washing of the precipitate for residuej, or by the additicsn of 
stabilizing ions. On the other hand, the larife ntunbt*r of 
colloidal solutions {irej-iarcd by the method known as pespti/a- 
tion are examples of the re*so!ution of a nifiif-g., r’oaguhiiti, 
Such sohilions are those of silicic acid, stannic a,citi, vari»»ns 
oxides and hydroxides, copper anrl iron ferroiynanidrs, silver 
iodide, etc. AH the solutious of these twij sulcc!as'4*s liave a 
much higher ciiHj)i:rse phase ccinteiit per c“.c. than the solntion--* 
of the first c:iass. 

IV. Caissiiis purple’^* affords an example of %vliai may 
really prirve to be a large class ; namely, those? solutioriH whose 
panicles are really coiiijilexes of lavo rliffconit kinds rd' ir>* 
reversible: colhddal particles. ** This purple, an apfraretilly 
hoifiogciieous, gelatinous precipilate, was lordcefl upon by 
Ber/xiiiis as a chemical compHmd of stannic acid, gohl oxide 
and tin oxide, on arauml of its apparent hoiiifigeneity and 
its stiliitiihly ill aifiiTionia, Cither authors f ailed if a mixfure 
of ruelalhc: ggild and tin oxide. The birmnla whitli iV’r/elius 
arlofileri for liis coiiipounri was in such go#sd agreement ivifli 
the aiialysiH lhal there was no way of decifliiig the qijeslioii 
aiitiiylically. It was first shown by synthesis of the golri 
pttrplc from its roiTijmiienls that it was ma. a iiierriical 
but an intifiiale iiiixtnrr of colloirfal gold and t-.olloida! slaiiiiir 
acid/'^^ As in tin: rase of silicic acid am! stannic arhi, wlie h 
are c!iaiigc:rl from rciagtiUim to sohiiion by the attditifin of 
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alkali, so also alkali added to the Cassius pnrplt hydrogel 
(coagulum) reproduces the hydrosol state. 

V. This sub-class owes its existence to the j)eculiar action 
of emulsoids and other substances on irreversible solutions. 
It is noted above that colloids of this latter class are, 
generally speaking, keenly sensitive to additions of com- 
paratively small traces of electrolytes, while those of the 
former class remain in solution even in the presence of large 
quantities of electrolytic solutions. By adding a very sliglit 
trace of a reversible colloid, e.g. gelatine, to an irreversible 
colloid, the former acts as a protector to the particles of the 
irreversible colloid so that the latter are no longer coagulated 
by salts. Moreover, if the tnixture be evafnirated, the 
colloidal solution may be reproduced by dissolving in pure 
water. Gelatine added to the solution of sub-class ( i ) assumes 
the r61e of a protective colloid (Sc//u/:;hMCf/), (Jelatinc 
added to solutions of silver nitrate anrl potassium iodide 
produces on mixing the two solutions a protecteri colloid, 
silver iodide ; Carey Lea's silver, Faarsgold, Mohlaids colloidal 
indigo belong to this classd^' 

It is probable that the protecting substance forms a shell 
about the irreversible particles (I.ecoq ; solutions of this 
sub-class then approach, in their properties, tlK>se of the 
emulsoid section. 

In Table IV is arranged diagrammatical ly tlie foregoing 
classification, together with .some examjdes of tlie solutions 
belonging to the various classes. From this classification 
one may expect great variety in the properties of the various 
colloidal solutions; the merging of one class irito another 
makes any definite theory of the colloidal state a difficult 
matter. 
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CHAPTER III. 

THE ULTRAMICROSCOPE. 

I. Limitations of the Ordinary Microscope. 

' The history of the modern microscope, like that of nations 
and arts, has had its brilliant periods, in which it shone with 
uncommon splendour, and was cultivated with extraordinary 
ardour ; these periods have been succeeded by intervals 
marked with no discovery, and in which the science seemed 
to fade away, or at least to lie dormant, till some favourable 
circumstance — the discovery of a new object or some new 
improvement in the means of observation — awaked the atten- 
tion of the curious and reanimated the spirit of research.'’ ^ 

The ordinary microscope may be said to play two distinct 
rdles in scientific investigation ; first, it may be used to in- 
dicate the existence of minute, virtually self-luminous objects 
without giving one any direct evidence of their actual size, 
shape, or detail ; and, secondly, as is more generally the case, 
it may be used to portray to us the real minute structure of 
the object — a circumstance which depends on the ability of 
the instrument to give distinct images of two points situated 
very close to one another. 

A diagram of the course of light through the modern 
compound microscope illustrates the two phases in the 
development in construction during the whole history of the 
microscope, namely : (i) perfection of the methods of illumina- 
tion most suitable to a given object, (2) the most advantageous 
transmission of the images formed to the observer's eye. 

Up to about the year 1870, chiefly through the unfortunate 
lack of co-operation between manufacturing opticians and 
trained scientists, the advances made were, in the main, 
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the Insults of random attempts to improve microscopic 
vision by perfecting objectives and varying the^-^igcti^^ 
the incidence of the illuminating pencil of light ©r||y;:#fiikiL: ' 
the manufacturing world began to appreciate the 
advancing along exact, scientific lines was the whole question 
of microscopic vision unified; to Professor Abb6, supported 
as he was by the faith of the glass manufacturer, we owe, 
more than to any other one man, the degree of perfection 
which has now been attained. 

The increase in useful magnification possible with the 
microscope is subject to limitations which we may group into 
three classes : — 

1. Structural-corrections are necessary for such faults ‘ 
as spherical and zonal aberrations, chromatic aberration, and 
to fulfil conditions for the identity of position of the chromatic 
Gauss planes, the sine condition, etc. These corrections re- 
quire the multiplication and spacing of the lenses used, which 
in turn involves losses of light by reflection and absorption.^ 

2. Physiological— object glasses reach the limit of their 
useful development in the direction of increasing magnifying 
power so soon as, by the shortening of the focal length, the 
diameter of the object glass in its principal plane is reduced 
to something not much less than the diameter of the pupil of 
the eye. Object glasses can be made, and have been made, 
with as short a focal length as 1/50 in. (1/20 cm.), but they 
are mere curiosities, possessing no practical advantage over 
the l/8, i/io, or 1/12 ia in common use.'^ 

3. Diffractional—the phenomena of the diffraction of light 
really sets the limit to the resolving power of a given microscope 
and brings into prominence the numerical aperture of the 
objective, the method of illumination employed, and, as a 
consequence, the various immersion objectives. 

Although the imfioTtance of the corrections for spherical 
and chromatic aberrations, and even the function of large 
aperture and immersion objectives, have been hinted at 
by early workers with the micro.scope (Hooke, 1665, and 
Martin, 1742, etc), still the systematic attack on these diffi- 
culties did not materialize until the last century. Many 
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manufacturers, both in England and on the Continent, continu- 
ally strove to produce combinations of lenses of various sliajres 
and of flint and crown glass such as wtjuld du away with 
spherical aberration and unite in one focus light ol twixlifferent 
wave-lengths — so-called achromatic objectives. It had been 
suggested first by Sir David Brewster that " no essentia! im- 
provement can be expected in the microscope unless from 
the discovery of some transparent .substance whicli, like the 
diamond, combines a high refractive with a low dispersive 
power”. Diamond (« = 2-417) objectives were mafle by 
Pritchard in 1824, but, in addition to being a very refractory 
substance to work with, diamond almost invariably gave mul- 
tiple images instead of a single one.* About 1875. tanisul- 
tation with Professor Abbe and with the (.■o-operatioii of Carl 
Zeiss, the glass firm of Schott & Genossen Iregan an ex- 
haustive series of experiments on the production of new crown 
and flint glasses which .should combine high refractive with 
low dispersive powers. The net result, as reg;n'ds miern.scope 
objectives, has been the production of the so-called ajxrchro- 
matic objectives, which have the following distinguishiiig 
characteristics: (i) the union of three different colours of the 
spectrum in one point of the axis, i.e. the elimination of the 
secondary spectrum left uncorrected for in the ohi achivunatic 
objectives ; (2) the correction for spherical alterration for two 
different colours instead of only one. On account of tlie hemis- 
pherical front lens, all objectives of consideralde aperture 
exhibit chromatic difference of magnification, which has to be 
compensated for in the ocular. The fundamental (»oint in 
this progress is that the necessity of empirical tests has Ireen 
entirely obviated by precise mathematical computation of 
every detail of construction. 

It was early found by practical optician.s that the results 
obtained by using a powerful objective and a weak eyepiece 
were better than those obtained with a weaker objective and a 
more powerful eyepiece, although the theoretical magnification 
in the two cases might be the same. We now know that thi.s 
difference is due to the larger numerical aja-Tture jrfjSHC.ssed by 
the more powerful objective. The development of larger 
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aperture worked along- two lines, first merely improving the 
power of dry (air) objectives, and second, increasing the effec- 
tive aperture of any given objective by the introduction of 
some liquid between the cover glass and the objective (so- 
called immersion objectives). The importance of large aper- 
ture and immersion objectives was vaguely suggested by 
Hooke, while definite instructions for what was practically an 
immersion objective were given by Brewster in 1812, and by 
Amici in 1815. Later both Goring and Lister reiterated defi- 
nitely the necessity for a large aperture. About 1 840 Amici 
used an oil immersion objective but did not work out the 
shapes of his lenses so as to correct for aberrations introduced 
by the oil. Various makers produced about the middle of 
the century very perfect water immersion objectives; in 1867, 
Hartnack and Praznow.sk i obtained the prize at the World's 
Exposition at Paris for the best water immersion objective. 
The fir.st scientifically corrected oil immersion objective was 
produced by Tolies of Boston in i873> The culmination of 
this work was the careful research of Abbd under the Zeiss firm, 
which resulted in the di.scovery of the unique properties of 
cedar oil (from Junipems virginiand). Abbds attention was 
probably drawn to the importance of a homogeneous immer- 
sion system by Stephenson, during the former's visit to London 
about 1875.^ The advantages of the oil immersion bound up 
with the consequent increase in numerical aperture are : gain 
in illumination, freedom from cover glass correction, simpler 
correction for lenses, greater depth of focus, increased resolu- 
tion. 

The above-mentioned visit of Abbd to London gave him 
the opportunity to introduce at first hand to an English 
audience his view of the function of the numerical aperture 
in contradistinction to the angular aperture of an objective, 
and his theory of the relation of diffraction to microscopic 
image formation. Unfortunately these views precipitated a 
schism in the ranks of Kngli.sh microscopists and delayed 
for many years English microscopic development which had 
been so marked from 1H50 to 1875. 

Parallel with the increase of numerical aperture and the 
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adoption of immersion objectives, various methock oi ob- 
lique illumination were devised. Oblique, or dark ground il- 
lumination was used particularly in portraying line structures, 
the visible detail of which depended on the azimiilh of the in- 
cident pencil. Such illumination was first sugifesled by Ross 
and Reade, but was brought into prominence by the extensive 
work of Wenham beginning about 1850. As we shall see, the 
invention of the ultramicroscopic method is, in a seme, a re- 
discovery of one or other of the various methods of dark- 
ground illumination common among English micmscopists in 
the seventies ; indeed, many of the recently iiiveiiteci forms of 
ultramicroscopes are almost exact replicas of earlier forms of 
oblique illuminators. However, progress in illuminalinn was 
not confined especially to oblique illumination ; thi! study of 
the numerical aperture of the objective has brought into ec|iial 
prominence the necessity of adjusting by means of a sub-Htage 
condenser the ordinary illuminating cone. For the most 
efficient use of a given powerful objective, we irnisl carefully 
arrange by means of the condenser the direction and ii|ierttire 
of the illuminating cone of light. 

2. Invention of the ULTKAMiCRosi*(ii'K. 

Naturally the progress in microscopy is the hisiriry of the 
twofold attempt to push farther and farther the limilH of (1) 
the small objects and (2) the minute detail, which c!;tii lie re- 
vealed by the instrument. In the first case it is merely a 
matter of the intensity of the illumination of thc‘ small objects; 
the microscope would reveal to us the existence of a single 
molecule if it were possible to illuminate that moleciik iriteiisely 
enough. However, the problem of portraying miriiite detail is 
rather more important because it reduces itself esseiiliiilly to 
that of distinguishing two neighbouring ilhimiriatef! fminti 
For although, given the illumination, we might see it single 
molecule, when we have a collection of molecules, or any srnii!! 
bodies, our ability to differentiate them defxmds on the distaticc 
between the neighbouring particles. This smallest liniitiiig 
distance between two illuminated points in order that they 
may be just distinguishable, the limit of resoliiticui of the 
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microscope, has been worked out independently in two differ- 
ent ways by Helmholtz and Abb^. 

In the work of Helmholtz the method followed is analogous 
to that used by Airy in treating of the same problem in rela- 
tion to the telescope. It consists in tracing the image representa- 
tive of a mathematical point in the object, the point being 
regarded as self-luminous. The limit of resolution depends 
upon the fact that, owing to rliffraction, the image thrown even 
by a perfect lens is not confined to a point, but is spread over 
a patch or disk of light of finite diameter (called the spurious 
disk or the antipoint). Two points in the object will appear 
fully separated only when the representative disks are nearly 
clear *of one anotlier. The following method is given by 
Rayleigh^ as a determination of the resolving power of an 
optical instrument for a self-luminous double point, applicable 
equally to the telescope and to the microscope. 



In Fig. I, AB represents the axis, A being a point of the 
object and B a point of the image. By the operation of the 
object glass LI/ all the rays issuing from A arrive in the same 
phase at B. Thus if A be self-luminous, the illumination is a 
maximum at B, wliere all the secondary waves agree in phase. 
B is in fact the centre of the diffraction disk which constitutes 
the image of A. At neighbouring points the illumination is 
less, in consequence of the discrepancies of phase which there 
enter. In like manner, if we take a neighbouring point P in 
the plane of tiie object, the waves which issue from it will 
arrive at B with jihascs no longer absolutely accordant, and 
the discrepancy of phase will increase as the interval AP 
increases. When the interval is very small the discrepancy 
of phase, thougli mathematically existent, produces no 
practical effect, and the illumination at B due to P is as im- 
portant as that due to A, the intensities of the two luminous 
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centres being supposed equal. Under these conditions it is 
clear that A and F are not se|)arated in the image. The 
question is, to what amount miLst the distance AF be increased 
in order that the difference of situation may make itself felt 
in the image. This is necessarily a cjucstion of degree ; but it 
does not require detailed calculations to sliow that the discrep- 
ancy first becomes conspicuous when the i>hast:s correspond- 
ing to the various secondary waves whicli travel from P to B 
range over about a complete period. The illumiiiation at B 
due to F then becomes comparatively small, iralccd for some 
forms of aperture, evanescent The extreme discrepancy is 
that between the waves which travel through thcr outermost 
parts of the object glass at L and 1/ ; so that, if we adojjt the 
above standard of resolution, the tiuestion is, wiiere must be 
situated in order that the relative retardaticai eff the ray.s FL 
and PL' may on their arrival at B amount to a Wrivcdength (X). 
In virtue of the general law that the reduced optical path is 
stationary in value, this retardation may be calculated without 
allowance for the different paths jnirsucfi on tlic fartlier side 
of L, L', so that its value is simply FL ~ Pf/. Now since 
AP is very small, AL'- FL' is equal to AF . sin a, where a is 
the semi-angular aperture I/AH, In like manner, FL- AL 
has the same value, so that 

VL - FL' . 2 . Al* . sin a. 

According to the standard adopted, tlie condition of resolution 
is therefore that AF, or c, should exceed | X / sin «. If c be 
less than this, the images overlap too much ; wdiile if c greatly 
exceed the above value, the images becrmie iiriiiecessarily 
separated. 

''In the above argument the whole space betiveen the 
object and the lens is supjxjscd to l:>c ocxiijnecJ by matter of 
one refractive index, and X represents tlie wave-length in the 
medium of the kind of light emplcyecl If the restriction as 
to uniformity be violated, what we have ultimately to do with 
is the wave-length of the medium immediately surroundirig 
the object. X being the wave-length of the light in the riiediiim 
in which the object is situated, if X^, be the wave-length in 
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vacuum, X = -I yw. being the refractive index of the medium ; 
and thus 

€ = \ 4 -“-. 

''In Abbd's method of treating the matter, the typical 
object is not a luminous point but a grating illuminated by 
plane waves. Thence ari.sc the well-known diffraction spectra, 
which are focussed near the back of the object glass in its 
principal focal plane. If the light be homogeneous the 
spectra are reduced to points, and the final image may be 
regarded as due to the simultaneous action of these points 
acting as secondary centres of light. It is argued that the 
complete representation of the object requires the co-operation 



of all the .spectra. When only a few are present the repre- 
sentation is imperfect ; and when there is only one — for this 
purpose the central image counts as a spectrum — the repre- 
sentation wholly fails. 

"That this i)oint of view offcr.s great advantages, at least 
when the object is really a grating, is at once evident. More 
especially is this the case in respect of the question of the 
limit of resolution. It is certain that if one spectrum only 
be operative, the image must consist of a uniform field of 
light, and that no sign can a[)pear of the real periodic structure 
of the object From this consideration the resolving power 
is readily deduced ; we shall recapitulate the argument for the 

case of perpendicular incidence. In Fig. 2, AB represents the 

3 


36 PHYSICAL PROPKRTIKS OF COl.l.OlFAL SOLUTIONS 

axis, A being in the plane of the object (grating), and B in the 
plane of the image. The various diffraction .spectra are 
focussed by the lens LL' in the irrincipal focal plane, S' repre- 
senting the central image due to the rays which issue nor- 
mally from the grating. After passing S' the rays diverge in 
a cone corresponding to the aperture of the lens and illuminate 
a circle CD in the plane of the image, whose centre i.s B. 
The first lateral spectrum S" is formed Iry rays diffracted from 
the grating at a certain angle; and in the critical case the 
region of the image illuminated by the rays diverging from 
S" just includes B. The extreme ray S''B evidently proceeds 
from A which is the image of Ji 'I'he condition for the co- 
operation at B of the first lateral sjxrctrum is thus that the 
angle of diffraction does not exceed the semi-angular ajH-Tture 
a. By elementary theory we know that the sine of the 

angle of diffraction is so that the action of the lateral 

spectrum requires that e exceed X./ sin a. If we allow the 
incidence on the grating to be oblitpie, the limit becomes 
\\j sin a. 

“We have seen that if one spectrum only illuminate B, 
the field .shows no structure. If two sjH:ctra illuminate it 
with equal intensities, the field is occupied with ordinary 
interference bands, exactly as in the well-known exj«:riments 
of Fresnel. And it is important to remark that the character 
of these bands is always the same, both as regards the 
graduation of light and shade, an<l in the fact that they have 
no focus. When more than tw(i sjxrctra co-ojH;rate, the 
resulting interference phenomena are more complicated, and 
there is opportunity for a completer repiuseiitation of the 
special features of the original grating." 

The Helmholtz-Rayleigh methfKi treats of the diffraction 
as caused by the aperture of the objective, while Abbe deals 
with the diffraction due to the structure of the object. In 
presenting his view Abbt-^ says: ‘‘Every structural object, 
whether the .structure is regular or irregular, wlsich transmits 
or reflects a narrow-angled incirlent beam of light (or any 
number of such, making together a wide-angled cone), changes 
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this he%rD, or each one of the several beams, into a wider or 
narrower pencil, with varying intensity in different directions, 
by virtue of diffraction. ... It may be shown that the dif- 
fracted light emanating from the object may utilize the whole 
aperture of the system, although the incident cone of light, if 
it were simply transmitted in the absence of an object, would 
fill only a very small portion of the aperture.” 

The net result of the study of the limit of resolution gives 
6 “ X(, / N. A. 

as the necessary and sufficient distance by which two pointg 
must be separated in order that they may be distinguished by 
a microscope of numerical aperture N. A. by means of light 
of wave-length X„. Manifestly the two ways of reducing the 
value of « are : (i) decreasing X,,, (2) increasing N. A. X^ may be 
reduced by the employment of ultraviolet light which, in con- 
junction with fluorite lenses, first used by Spencer (America), in 
1860,^ is practically only feasible in microphotography. The 
increase in N. A. ( => yx sin a), involves increase in /a and sin a. 
The Zeiss firm have exerted every effort to take complete advan- 
tage of the.se increa.ses. By the manufacture of special glasses, 
a has been increa.sed to 73" (.sin a — '95), while by the use of 
immersion objectives, the value of /j, is as follows : water i -33, 
cedar oil I'5I5, monobromonaphthaline i-66. The greatest 
value of the numerical aperture obtainable is virtually I '5 3. 

The maximum value of N. A. will give for the necessary 
interval between two luminous points for such a microscope: 
6 = 0’327 X„. Table V .shows the theoretical value of this 
interval and the limiting value of the number of lines per cm. 
and per in. to .such a structure as a grating. 


TADLE V.— MAXI.MUM LIMIT OF KliSOLUTION FOR THE 
FRAUNHOFER LINES. 


Line. 

Wavc 4 cngth. 

Interval in emu. 

Lines per 
cm- 

Lines per 
inch. 

A 

759<f A.U. 

" 

K 10 ® 

40,3<30 

102,700 

B 

6867 „ 

^2*2:5 X 10 — ^ 

44,400 

113,200 

C 

6561 .. 

2*1:5 X 10 - ® 

4*6,500 

xx8,5oo 


5896 „ 

1*93 ro ® 

52,000 

132,600 

E 

5270 .. ! 

:i‘72 X 10 - ® 

58,400 

148,900 

F 

4861 ,, j 

1*59 X xo - ^ 

62,900 

160,400 

G 

3969 

x*3a K ! 

76,900 

196,100 
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The highest numerical aperture (with horiif^genecps im- 
mersion) catalogued by Zeiss is 1*40, so that the maximum 
number of lines per cm. (or inch) will !)c rcciuccd in the pro- 
portion of 1*53 to 1*40. With an iinmersion olijective of 
N. A. 1*35 and an immersion condensirr of i * jo, l)oth care- 
fully adjusted and with useless light excludefi by a suitable 
stop, Johnstone Stoney^ fouml tliat the practical limit of 
proximity at which particles in a row may bet placed consis- 
tently with our seeing them as separate eebjetets (with wave- 
length 0*45 /4), is somewhere a!)out 0’20 eer (roj fi, i.e. 2'0 or 
I '9 X io~‘* cm. or about 1/130,000 of an inch. He has also 
shown that a pair of objects cm be seen as two, wiien distant 
from one another about fi of the interval at wliicli a row 
of such objects must be s|)aced i?) order to make it j>ossible to 
resolve them with a given microscf4>e. Again, as shown by 
Gordon,^ if an object of uniform struc:turc: Ih: illiuninated by 
light which is already diffracted, the resedution is much Ixitter 
than for ordinary illumination. 

While the above limit is in reality the limit of the interval 
between two {>oints which may just he differentiated and does 
not represent the limit of .smallness of particles Just visible, 
it may be looked upon also as the limit of small particles for 
which it is possible to detect any detail l>y microscopic vision. 
The attempt to advance our knowledge of still smaller particles 
led to the invention of the ultramicrc^cope. 

The prominence given in recent years to colloidal sub- 
stances has created the desire to renrler visible: finer and finer 
particles. The true nature of such" siibslances in very finely 
divided state was forecasted by hViracJay in iiis work on 
gold ruby glass and colloidal gold solutions. At the Royal 
Institution in 1856/ Faraday “had been led by certain con- 
siderations to seek experimentally fm* some effect on the 
rays of light, by bodies which when in small cjiiaiitities had 
strong peculiar action on it, and which also could be divided 
into plates and particles so thin and minute m to come fiir 
within the dimensions of an imdukition of light, ^vhilst they 
still retained more or less of the fx>wer they had in mass. . . , 
When a solution of gold is placed in an atmosphere of phos- 


